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PREFACE. 



In addition to the ordinary teaching in connection with the School 
of Metallurgy of the University of Birmingham, special short courses 
of lectures dealing with local industries have been arranged from 
time to time. These have been delivered in the evenings, and have 
attracted considerable audiences. 

In the spring of last year, for the third time since the department 
was established in Mason College in 1885, the subject chosen was 
Cast Iron. There was no intention to publish these lectures when thisy 
were originally prepared, but so many requests were received for 
copies, not only from the audience, but also from distant parts, that, 
somewhat reluctantly, publication was at length decided on. 

It is hoped by this means that those who attended the lectures 
will have an opportunity of going once more over the same ground, 
whilst the information will also be rendered available for a wider 
public. At the same time it is realized that the lectures will lose 
in publication the advantages of practical illustration at the lecture 
table. The form most suitable for popular explanation is also, at 
times, not that most fitted for a written statement. Hence, though 
the general scope of the lectures has been retained, opportunity has 
been taken to introduce some alterations and additions, which will, 
it is hoped, make the work more permanently useful. 

In explanation of the scope of the lectures it may be added that 
the audience consisted chiefly of men who are actually engaged in 
the iron-founding and allied industries; to such an audience any 
detailed description of practical manipulation would have been super- 
fluous, while they would, on the other hand, have foimd too much 
theoretical explanation tedious and difficult to follow. 

A number of illustrations have been specially prepared for use in 
connection with these lectures, and I desire here to gratefully 
acknowledge assistance rendered in this direction by various friends. 
To Mr 0. F. Hudson, Lecturer in Metallurgy in the University 
of Birmingham, I am indebted for the preparation of the micro- 
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VI PREFACB. 

photographs reproduced in Figs. 46 and 48 to 53, and also for 
reading the proofs. Mr J. Roberts kindly supplied the drawing for 
Fig. 20, and Mr J. T. Stobbs the photograph for Fig. 2. The British 
Westuaghouse Co., Ltd., kindly provided drawings for Figs. 18 and 
19; while Messrs Thwaitea, ^itd*, prepared a special diagram which 
has been reduced in Fig. 2^3. I am also imder obligation to the 
proprietors of Gassier' 8 Magazine for the blocks used for Figs. 9, 13, 
28, and 29 ; and to Mr W. Jones for that employed for Fig. 27 ; while 
iny thanks are specially due to Mr W. J. Keep for permission to use 
Figs. 34 to 38 and 40 to 45 from his volume on Cast Iron. 

If practical men of the type which attended these lectures should 
find the earlier portion of this little book interesting, and the 
remainder of actual utility in their daily avocation, the desires of 
the author will have been fully realized. ; 

THOMAS TURNER. 

The University, Birmingham, 
ifarcA 1904. 
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LECTURES ON lEON-FOUNDING. 



LECTURE I. 
Varieties of Iron and Steel. 

Everyone connected with the manufacture of iron and steel is 
aware that iron is commonly met with in three forms : — namely 
cast iron, wrought iron and steel ; and that the properties of these 
varieties differ so much that there is frequently less difference in 
physical properties between separate metals, such as nickel and 
cobalt, or tin and lead, than there is between, say, white cast iron 
and wrought iron, or grey cast iron and tool steel. These remarkable 
differences in properties are not due to any variation in the iron 
itself, but are dependent upon the proportion of other constituents 
which are present in or with the iron. These constituents can 
scarcely be regarded as impurities, in that they are necessary for the 
production of the particular qualities which are desired. 

Cast iron may be regarded as the iron smelter's crude product. It 
is the cheapest form in which iron is met with in commerce. It is, 
relatively, easily fusible and brittle, and contains a large proportion 
of foreign substances, the total amount of impurities seldom being 
less than 5 % of the whole, while it frequently amounts to 8 or 10 %, 
and, in special cases, to an even higher proportion. 

Wrought iron, on the other hand, is tough, and has a fibrous 
structure. While it welds easily, it is only fusible at a very high 
temperature. Speaking generally, it is the purest commercial 
variety of iron, and usually contains about 0*25 % of total impurities. 

Steel is a material of intermediate chemical purity, which is now 
made in so many forms as to make a simple definition somewhat 
difl&cult. But it may be conveniently divided into two kinds, one of 
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4 LECTURES ON IRON-FOUNDING 

which, known as " mild steel," is produced in large quantities in a 
molten condition, and is used where tenacity and ductility are 
required. The foreign elements in this variety are usually under 
1 %, carbon and manganese being the most important constituents. 
The other, and more expensive variety of steel, is manufactured in 
smaller quantities, usually in crucibles, and it combines with 
moderate fusibility the remarkable properties of hardening and 
tempering which are so valuable in the production of tools of all 
kinds. Steel of this kind usually contains from '5 to 1 '5 % of carbon. 
The following table gives the approximate proportion of carbon 
contained in steel used for various typical purposes, and illustrates 
the considerable differences met with on analysis. These variations 
in composition lead to the development of very distinctive physical 
properties, and it is important that the engineer or workman should 
select steel which has a suitable composition for the purpose in view. 

Carbon in Steel used for various Purposes. 



Wire, sheets, smith's work 






Per cent. 

•06 --15 


Bridges 
Boiler plates . 
Rails and tyres 
Springs 
Pressure dies . 






•2 
. -25 -30 

•30 -•50 
. -5 

•75 


Wood chisels, sets, etc. 






•875 


Cold chisels . 






100 


Large cutters, dies, etc. 
Cutters, drills, etc. 
Hard files 






M25 

1-25 

1-375 


Razors 






1-50 . 



Extending Applications of Cast Iron. 

When in 1886 I first delivered a course of lectures in Birmingham 
on cast iron, it was anticipated by many, that, owing to the rapid 
development of steel found'^y practice, the demand for cast iron 
would rapidly diminish, and that iron-founding would soon become a 
thing of the past. On that occasion, however, I ventured to quote 
with approval, from the address of the late Mr Jeremiah Head, as 
president of the Institution of Mechanical Engineers, in which 
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HISTORY OF OAST IRON 5 

reasons were given for anticipating a continued and extended use of 
the cheaper material. These anticipations have been fully borne out 
in the interval that has since elapsed. 

Cast iron possesses, among other advantages, the following 
properties, which render it especially suitable for foimdry work. 

On accoimt of its cheapness, castings can be produced in iron at 
lower prices than in any other metal, while, owing to its abundance, 
it is less liable to suffer considerable fluctuation in price. It can 
also, for these reasons, be readily obtained in all parts of the civilised 
world. Its easy fusibility also tends to allow of its ready melting 
and manipulation, while the expansions^ which take place during 
solidification, and subsequently, enable it to take a sharp impression 
of the mould. It possesses sufficient tensile and transverse strength 
for the majority of ordinary applications, while its crushing strength 
is higher than that of any other material used in construction. 
It requires no annealing, hence time is saved, as compared with 
Steel, and a casting can be produced immediately if required, either 
for a special order, or in case of breakage. Castings in iron have finer 
and smoother surfaces than those produced in steel. Iron castings 
are less liable to rust than wrought iron or ordinary steel, 
especially if the skin is retained. Further, when used for bearing 
surfaces, cast iron wears well, while the additional weight of the 
cheaper material which can be used is often an advantage for the 
bed-plate or foundation of an engine, or of a large machine tool. 

From the above considerations it may be reasonably anticipated 
that, despite the ever increasing application of steel, the uses of cast 
iron are likely to be considerably extended rather than to show any 
important diminution. 

History of Cast Iron. 

The production of cast iron is now the first stage in all modern 
processes of iron and steel manufacture, and pig iron is the most 
abimdant variety of iron in commerce. It was not, however, the 
form of iron first made, nor indeed was iron the material originally 
used by man for his tools and implements. 

Prehistoric man employed tools and weapons made of stone, flint 

^ Molten iron, from which graphite separates, expands at the moment of 
solidification. Subsequently, during cooling, a further separation of graphite 
takes place, interrupting the regular rate of contraction by momentary expansion. 
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6 LECTURES ON IRON-FOUNDmG 

being largely employed for such purposes. This early period in the 
development of the race lasted for a very considerable period, and is 
conveniently divided into three stages. 

(1) Eolithic, in which the stone implements were very roughly 

shaped, chiefly by chipping. 

(2) Palaeolithic, in which there was a greater variety of instruments, 

and these were more perfectly shaped. 

(3) Neolithic, in which still more highly finished hammers, chisels, 

and other tools were pi-oduced in stone, and polished. 

During the latter part of this stone age, bronze was introduced. 
This was, in the first place, merely an impure copper, hardened by 
sulphur, arsenic, iron, or other impurities, more or less accidentally 
introduced. As the bronze age progressed, the value of tin was 
fully recognised, and the composition of the later examples of bronze 
was much the same as that of the gun-metal of the present day. 

About the beginning of the historic period, or perhaps somewhat 
earlier, iron was introduced. It was always made by a process of 
simple reduction from the ore, the product being wrought iron. By 
a slight modification of the simple process so employed, steel could 
be made as readily as wrought iron, and was so produced on a con- 
siderable scale. The Romans were familiar with both iron and steel, 
and produced these materials in large quantities during their occupa- 
tion of Britain. 

With the revival of knowledge towards the close of the dark ages, 
more iron was required and furnaces of increased size were adopted. 
No doubt in some of these large " bloomeries " cast iron was at first 
accidentally produced. It was believed by Lower that cast iron was 
made in Sussex about 1350, but the exact date of its practical 
application for foundry work is unknown, though this would appear to 
be certainly not later than 1490, its earliest application being on the 
continent of Europe. Its use rapidly spread into England, so that 
in September 1516 a large iron gun called "The Basiliscus," which 
weighed about 10,500 lbs., had been cast in London.^ At the Tower 
of London there are still preserved two large cast iron guns which 
were brought over from Ireland in the reign of Henry VIII. 

All the iron produced at this period was made by the use of char- 
coal, and the growing scarcity of fuel crippled the iron trade of the 
United Kingdom, while the industry still flourished on the continent, 
where charcoal was more abundant. 

^ Viscount Dillon, Archoeologia^ Vol. LI. Part L, page 168. 
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Iron was first smelted with coke, made from pit-coal, in Stafford- 
shire, by Dud Dudley, in the reign of Charles I., but the process 
was revived and brought into practical use by Abraham Darby at 
Coalbrookdale, in Shropshire, about 1730, and this process made 
available, for the purpose of the iron-master, the greater part of the 
enormous coal supply of Great Britain, and rendered possible the 
developments which followed. These included the introduction of 
steam-blowing engines about 1770, and the application of the hot- 
blast by Neilson in Scotland in 1829. The latter invention was 
shortly afterwards followed by improved blast furnace shape, and 
increased capacity, particularly in Staffordshire, which county was 
in 1850 the leading iron producing centre in the world. 

The opening up of the Middlesboro' district about this time, with 
the subsequent introduction of much larger furnaces, and fire-brick 
regenerative hot-blast stoves, led to an enormously increased pro- 
duction, and Cleveland became the chief centre of the iron industry ; 
but the development of the Connellsville coke region in Western 
Pennsylvania, and of the magnetic iron ore deposits of Lake Superior, 
led to so great an increase in the American iron trade, that in 1890 
the production of the United States for the first time exceeded 
that of the United Kingdom. The subsequent developments 
and improvements in the blast furnace practice in the United 
States, and the opening up of the mines of soft, rich, easily 
reducible iron ore in the Mesabi range, combined with the 
enormous demands of a rapidly developing country and a pro- 
tective tariff, have led to unprecedented production, so that the 
output of pig iron in the United States in 1903 was no less than 
18,000,000 tons, as against a production of 8,500,000 tons in the 
United Kingdom. 

During the nineteenth century many wonderful advances attracted 
public attention, such as the substitution of the stage coach by the 
express train, and of the sailing ship by the ocean liner, while the 
old, crude methods of signalling were replaced by the telegraph or 
telephone. But perhaps in no direction was more progress made than 
in connection with the metallurgy of iron and steel. In blast furnace 
practice alone the output per furnace, during the century, was in- 
creased fully a himdredfold, while the fuel consumption per ton of 
iron was reduced to one-fifth of that previously employed. It is not 
too much to say, that apart from this remarkably increased production 
and economy in the manufacture of iron, much of the great material 
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progress which will always be associated with the Victorian era 
would have been impossible. 

Production of Cast Iron. 

As the iron-founder in his daily business is called upon to use 
different varieties of iron for particular purposes, and, partly with 
the object of obtaining a better product, and partly on accoimt of 
variations in supply, he seldom confines himself to a single brand of 
iron, it is important that he should have some information as to 
the sources from whence the iron he uses is obtained, and the 
methods by which it has been manufactured. Such knowledge 
will allow of more intelligent foundry mixing, and frequently also 
of the production of a better product at reduced cost. But as 
the iron-founder is generally only a user and not a producer of 
iron, it will not be necessary to enter into any minute detail as 
to the process whereby cast iron is made, a general outline being 
sufl&cient for present purposes. 

Iron Ores. 

The primary consideration which affects the quality of pig iron 
is the character of ore from which it has been produced. Some ores 
contain little phosphorus, while others carry much more of this con- 
stituent. Some ores, again, are more silicious or sulphurous than 
others, while some contain more manganese. With normal furnace 
working the proportion of the elements which enter into the com- 
position of the iron naturally varies largely with the amount 
originally present in the ore. 

There are in various parts of the world large mineral deposits, 
rich in iron, which cannot be utilised for iron manufacture. As 
examples of these may be mentioned deposits of pyrites, the pro- 
portion of sulphur in which renders such ores quite unsuitable for 
iron making. Another familiar example is seen in the basaltic 
rocks, which, though often rich in iron, contain this element in the 
form of a silicate, which is difficult to reduce on the large scale. In 
view of the cost of equipment and the enormous output of modem 
plants, the deposits, to be valuable to the iron smelter, must be 
of very considerable magnitude. The ore must also be rich in 
metallic iron, free from any excess of injurious impurities, and 
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easily reducible in the blast furnace. The materials which satisfy 
these conditions may be grouped under two heads ; — 

(1) Oxides of Iron. 

(2) Carbonates of Iron. 

The oxides include a considerable variety of ores which are known 
either as magnetites or hematites; while the carbonates include 
spathic ores and clay iron-stones. 

Oxides of Iron. 

The oxides of iron may be conveniently divided into two classes : — 

(1) Anhydrous OxideSy which consist of oxide of iron associated 

with what may be regarded as merely accidental impurities 
or gangue. These ores are known as magnetites and red 
hematites. 

(2) Hydrated Oxides^ in which the oxide of iron is associated with 

more or less combined water in addition to the mineral 

gangue. These ores include various forms of reddish and 

brown hematite. 

Magnetites consist essentially of magnetic oxide of iron, the 

formula for which is FcgO^, and if perfectly pure this would contain 

72*4 per cent, of metallic iron. It is widely distributed, and has been 

worked from the very earliest periods. It occura in two chief forms 

— in the massive condition, and in the finely divided state. 

Massive magnetite is mined in the North of Europe and in the Lake 
Superior district. In the finely divided condition it occurs on the 
surfaces of older deposits, and as sands in various parts of the world. 
The enormous deposits of iron ore in the Mesabi^ range are now 
the most important single source of supply in the whole world. In 
this region, the magnetic ore is so soft that it can be readily removed 
with steam shovels, by which it is placed in steel hopper cars, each 
of which holds about fifty tons (see fig. 1). It is then transported in 
specially constructed steamers across the great lakes, and reloaded 
on waggons, by a mechanical hoisting apparatus, to be taken for 
' smelting to Pittsburg, or elsewhere, as required. These deposits 
were only opened up in 1894. But the ease with which they can be 
mined, their extent, and their easy reducibility, are such that the 

^ This is sometimes spelled Mesaba. It appears there are at least twenty-five 
ways of spelling this name, and it is questionable which of these is nearest to the 
original Indian pronunciation. 
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present output is nearly 10,000,000 tons per annum, or something 
like three-fourths of the total supply of the Lake Superior district, 
and there is every reason to believe that the deposits are of such 
magnitude as to ensure an ample supply of ore for generations to 
come. 

Bed Hematite consists essentially of ferric oxide (FcgOg), and, 
when pure, contains 70 per cent, of metallic iron. It is usually red 
in colour, though denser varieties are sometimes very dark, but they 
all possess a red streak, and form a red powder if crushed in a 
mortar. These ores, on account of their freedom from phosphorus, 
were formerly the chief source of supply for Bessemer purposes. In 
the United Kingdom they occur chiefly in the Cumberland district. 



Fio. 1. — Steam Shovel digging iron ore, Mesabi district, Minn., U.S.A. 

The red hematites of the United States are less pure than those of 
Cumberland, and are now relatively less important, owing to the 
extended use of magnetites in recent yeara. 

Hydrated Oxides. 

Brown hematites, as obtained from Spain, are generally of special 
purity, while those of the United Kingdom and of the rest of Europe 
are usually phosphoric. 

The proportion of water which may be present in hydrated oxides 
of iron varies considerably, being lowest in the reddish-brown 
hematite, or rubio ores, which are largely imported from Spain. 
An intermediate amount is met with in ordinary brown hematites, 
such as occur in Northamptonshire and in the Rhenish provinces ; 
while the highest proportion occurs in the bog or lake ores, used to 
a moderate extent in Sweden and elsewhere. 
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Carbonates. 



These ores consist chiefly of ferrous carbonate (FeCOg), which, 
when perfectly pure, contains 48J per cent, of metallic iron. It 
occurs, usually associated with carbonate of manganese, in consider- 
able quantities in Styria, where it has been worked from the earliest 
historical periods. 

In the United Kingdom two forms of impure carbonates are used. 
The first is the clay ironstone of the coal measures, which occurs in 
West Yorkshire, Staffordshire, and South Wales. From this class of 
ore is made some of the best forge and foundry iron that the world 
produces, but unfortimately the supply is relatively small. The 
other variety is the Cleveland Ironstone, which occurs in the N.E. 
of England, and is met with in the Lias formation. The 
deposits are of considerable magnitude, and the ore is of uniform 
quality, the percentage of metallic iron being, however, lower than 
in any of the ores previously considered, while it is also phosphoric. 
A special variety of clay iron stone which is impregnated with more 
or less carbonaceous matter is known as "blackband," and this is 
worked in the West of Scotland, and in North Staffordshire. 

The table on page 12 will illustrate the chemical composition of the 
chief ores which have been enumerated above. 

From these figures it will be seen that there are great differences 
in the composition of typical ores. These variations arise from the 
proportion and state of oxidation of the iron; the amount of 
manganese — which affects the hardness and crystalline character of 
the product; the phosphorus — which affects its strength; and the 
volatile portion, consisting of water and carbon dioxide — the amount 
of which determines the preliminary treatment which may be 
necessary before the ore is smelted in the blast furnace. 

The impurities which are thus present in iron ores may con- 
veniently be divided into three kinds : — 

(1) Those which are volatile, and can be more or less completely 

removed by calcination, — e.g., water, carbon dioxide, sulphur. 

(2) Those which are not volatile, but which can be removed in the 

slags during smelting — e.g., silica and alumina. 

(3) Those which cannot be removed either by calcination or in the 

slag, and the whole of which therefore pass into the pig iron. 
Of these the most important is phosphorus. The following 
table illustrates the approximate proportion of phosphorus 
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which is met with in pig iron smelted from the ores named. 
It is well for the foimder to remember that, generally 
speaking, the phosphorus content of pig iron made from a 
certain ore, or ore mixture, is approximately constant, 
although there may be considerable variations in the pro- 
portion of other elements present. 

Phosphorus present in Pig Iroa 



I. From Non-Phosphoric Ores, 



Swedish Magnetites . 
Cimiberland Hematite 
Spanish Hematite 
Forest of Dean Hematite 
Lake Superior Magnetites 



Phosphorus per cent, in 
the Pig Iron. 

0-01 -0-06 

004-006 

0-04 -0-06 

. 0-07 

. 0-08 



II. From Moderately Phosphoric Ores. 



Purple ore 0*10 

Lake Superior Magnetites 0*15 

South Staffordshire Clay Iron Stone . . 0*40 - 0*60 
Leicestershire Brown Hematite . . . .0*60 

Scotch Blackband 0*60 

American Red Fossil (Alabama) . . . .0*65 
North Staffordshire Blackband . . . O'SO-l'OO 

III. From Phosphoric Ores, etc, 

Rhenish Brown Hematites .... about TOO 

Northamptonshire Brown Hematites . . 1 '00 - 1 '50 

Derbyshire 1 '30 -1*50 

Cleveland MO -1-75 

Lake and Bog Ores about 2*00 

Staffordshire Part Mine . . . . 1-00-2-00 

Cinder Pig up to 3*50 

Preparation of Ores. 

In many districts the material as extracted from the mine has to 
pass through a preliminary treatment before it can be employed in 
the blast furnace. Such operations may, in exceptional cases, include 
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washing, to separate the ore from lighter earthy impurities. With 
dense ores, like massive magnetite, sizing is sometimes necessary ; 
while material which is rich in sulphur, in the form of iron pyrites, 
is usually exposed to the weather for some months, so that by the 
absorption of oxygen from the air, the pyrites may be converted into 
ferrous sulphate, which is washed out by the falling rain. 

Clay ironstones are also frequently weathered, so that, by the 
action of moisture and frosts, the associated shaly matter dis- 
integrates and crumbles away from the harder lumps of good ore. 

A special method of preparation of magnetic ores containing 
phosphorus is also adopted on a considerable scale. In this case the 
ore is first crushed to a powder and then passed through a magnetic 
concentrator, which divides the material into two streams, one being 
magnetic oxide of iron, while the other contains the greater part of 
the associated gangue and of the phosphoric acid. By this process 
it is possible to make iron of Bessemer quality from relatively 
inferior ores. Though magnetic concentration is conducted on a 
very large scale in America at the present time, the process has not 
made the progress that appeared probable a few years ago. This is 
owing to the discovery of other deposits of considerable purity, which 
are so soft as to be readily and very economically worked. The 
magnetites of Norway and Sweden are, however, now being magneti- 
cally treated, and it is hoped by this means to provide a considerable 
addition to the available supply of the Bessemer ores of Europe. 

Calcination. 

Until the end of the nineteenth century much the greater part of 
the iron ore which was smelted was first calcined, but the enormous 
increase in the amoimt of soft magnetite obtained from the Lake 
Superior district has rendered calcination relatively much less 
important than was previously the case. But as the majority of 
the ores used in the United Kingdom are still calcined, some 
reference must be made to this important preliminary operation. 
The objects of calcination are : — 

(1) By the removal of carbon dioxide, water, carbonaceous matter 
and other volatile or combustible substances, to concentrate 
the ore so as to lessen the cost of transport, and to enable 
the process of reduction in the blast furnace to proceed more 
regularly. 
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(2) To as far as possible eliminate the sulphur from the ore. 

(3) To convert any ferrous oxide which may be present into ferric 

oxide, so as to prevent the formation of " scouring " slags due 

to imperfect reduction in the blast furnace. 
The method adopted for calcining varies, partly according to the 
locality, and chiefly according to the kind of ore which has to be 
treated. Brown Hematites already contain ferric oxide and are 
calcined merely to eliminate combined water. They are usually 
treated in heaps, more or less enclosed by walls, in the neighbourhood 



Fig. 2. — Calcining Black- Band Ironstone in Open Heaps in North Staffordshire. 

of the mine or open workings from which they are extracted. The 
ore is mixed with about 10 per cent, of its weight of rough slack, 
and combustion, when started at one end of the heap, gradually 
proceeds through the mass until the whole is dry, and its colour is 
changed from brown to red. 

Blackbands contain sufficient carbonaceous matter to enable them 
to be calcined without any additional fuel. They are usually stacked 
in open heaps in the neighbourhood of the mine, such heaps being 
about thirty yards long, eight yards wide, and about six feet high. 
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During calcination the ore decreases considerably in volume, owing 
to the elimination of the carbonaceous matter and of the carbon 
dioxide originally present in the ore. The change in bulk is readily 
seen in the accompanying illustration (fig. 2), which shows the method 
of calcination adopted in North Staffordshire. Combustion is in 
progress in the middle of the heap. The portion behind the man has 



1 



Fig. 3. ^Cleveland Calciner. 

not yet become ignited ; while, on the other side, roasting is com- 
pleted, and the bulk considerably diminished. 

Clay ironstones and other carbonate ores are now almost invariably 
calcined in kilns, as when so conducted the process is much more 
under control, while the cost for labour, fuel, and space is considerably 
lessened. The form of kiln most commonly adopted is that known 
as the Cleveland calciner, which is illustrated in fig. 3. The floor of 
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the kiln is covered with east-iron plates (c), on the centre of which 
is fixed a cast-iron cone (d), about 8 feet high, with a base 8 feet 
in diameter ; the object of this is to cause the descending materials 
to pass outward, and so to assist in the regular descent of the charge. 
A number of short cast-ircm columns (h), rest upon the bottom plates, 
and support a cast-iron ring (a), upon which the kiln itself rests. The 
ore and fuel are brought in trucks running on the two lines of rails 
shown at the top of the calciner, and the trucks are arranged to allow 
of the materials readily falling out when the bottom of the truck is 
released. In the lower row of plates are a number of openings {/), 
to which are attached doors by means of which the draught can be 
regulated and any obstruction removed in case of irregular working. 

Such a calciner is capable of dealing with about 1,000 tons of ore 
weekly, and consumes about 1 cwt. of coal, in the form of rough 
slack, per ton of ore. 

The ore having been thus prepared, or being, as previously 
explained, in many cases already in a suitable condition, has now to 
be smelted in the blast furnace for the production of pig iron. 

General Arrangement of Blast Furnace Plants. 

On account of the enormous scale on which modem smelting 
operations are conducted, a site of considerable area is necessary for 
the proper laying out of a blast furnace plant. The ground should 
be, as far as possible, level, and should also be firm, so as to allow 
of good foundations, while a locality should be chosen which is 
advantageously placed for obtaining supplies of ore and fuel, and 
for the distribution of the product when made. With a view to 
ensuring these advantages there is a growing tendency in the United 
Kingdom for blast furnace plants to be erected near to the sea coast, 
so as to save railway carriage. 

In the United States the blast furnace plants are, generally 
speaking, erected near to the fuel supply, while in Germany the 
chief works are in the neighbourhood of the Rhine; the object 
being in each case the same — to reduce the cost of transportation. 

In addition to the space required for the ordinary smelting opera- 
tions it is advisable to provide sufficient room for the storage of 
stocks, in order to meet any difficulty due to a temporary stoppage 
of supplies. In those American works which depend upon Lake 
Superior ores, specially large stock-yards are provided, as the great 

2 
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lakes are frozen for five months each year, and sufficient ore must 
be stored during the summer to supply the furnaces throughout the 
winter. Hence stock-yards capable of storing hundreds of thousands 
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t)f tons of iron ore are provided, and the ore is stocked in these by 
special unloading and distributing appliances, worked by large over- 
head traversing cranes or tramways. 
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The general arrangement of a blast furnace plant in the Cleveland 
district is shown in fig. 4. The ore to be treated is brought into the 
works by the mineral sidings shown, and passes by means of the 
hoist to the top of the calciners, five of which are shown in the plan. 
The waggons, when emptied, pass away by means of the drop, 
while the ore after passing through the calciner is taken to the blast 
furnaces, three of which are shown in the illustration. In connection 
with each blast furnace are two hot-blast stoves for heating the air 
which is supplied by the blast engine situated in the engine-house. 
The iron produced by the blast furnace is cast in pig beds in front 
of the furnace, and is carried away on the lines of rails shown, while 
the slag is disposed of by a machine by which it is granulated, and 
in this form it is now generally used for ballast or for the production 
of slag cement. 

In this plant the fuel used is coke, but in some cases raw coal is 
employed, and it is then found advantageous to provide a condensing 
and washing plant, so as to extract the ammonia and tar from the 
gases before they are used for firing the boilers. Plants for dealing 
with part of the gases from coke furnaces are coming into pretty 
general use, as the gases when collected and cleaned can, without 
difficulty, be used in gas engines for supplying blast or for many 
other purposes around the works. 

In fig. 5 is given a section of the fairly typical arrangement of aportion 
of a Southern American blast furnace plant erected about 1890. It 
will be seen that the furnace is of what is called the cupola type, having 
comparatively thin walls which are steeply inclined, and that it is 
provided at the top with a cup and cone charging arrangement so 
as to allow of the collection of the gases, which are taken to the 
stores and boilers by means of the wide pipe or downcomer, to the 
bottom of which a dust catcher is attached. To each furnace three 
fire-brick stoves with separate chimneys are provided. The blast is 
conducted from the stoves to the furnace by means of the blast pipe 
shown, and enters the furnace through twyers placed around the 
hearth, while water blocks are introduced in the inclined sides or 
boshes of the furnace in order that the lining may be kept cool and 
the shape preserved. In this plant the stock-yard and pig-beds are 
covered, while the waste gases from the furnace are conducted along 
an underground flue. It will be noted that no calciners are provided 
in this plant. 

The general arrangement of a modem American blast furnace 
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plant of considerable size will be understood by reference to the 
plan of the celebrated Edgar Thompson Works, near Pittsburg, 
Pa., which is given in fig. 6. This plant includes nine blast 
furnaces, and in addition, two other furnaces have been recently 
erected on an adjoining piece of land, not included in this plan. 
The furnaces are known by the letters from A to I, and with the 
exception of A, which makes spiegel, and consequently has a smaller 
output, they all produce pig iron of Bessemer quality. The furnaces 
are arranged in pairs, each pair being provided with separate boilers, 
while there is a separate blowing engine to each furnace. As the 



Fig. 5.— Section of Blast Furnace, Alabama, U.S.A. 

ore used is chiefly obtained from the Lake Superior district, and is 
rich and free from moisture and carbon dioxide, calciners are not 
required, but large stock-yards are provided. Suitable hoisting 
arrangements and railways are arranged for handling the ore, and 
for dealing with the pig iron and slag produced by the furnaces. 

Although it has been possible in this brief survey only to give a 
very general outline of the sources of supply and properties of iron 
ores, and of the arrangements of a modem iron works, it is hoped that 
sufficient has been said to render intelligible the somewhat more 
detailed description of the process of iron smelting, which will form 
the chief part of the subject-matter of the second lecture. 
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THE BLAST FURNACE. MATERIALS EMPLOYED. REACTIONS OF 
THE BLAST FURNACE. CHARGING THE BLAST FURNACE. THE 
BLAST USED IN THE BLAST FURNACE. TAPPING. PRODUCTS 
OF THE BLAST FURNACE. WASTE GASES. CINDER. OAST 
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AND CHEMICAL COMPOSITION. DENSITY. UNRELIABILITY 
OF FRACTURE AS A TEST OF QUALITY. 
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LECTURE II. 

The B]a43t Furnace. 

In the previous lecture an account was given of the sources of 
supply of the chief iron ores, together with an outline of the general 
arrangement of a blast furnace plant. We have now to consider 
somewhat more in detail the methods adopted by the iron smelter 
for the production of pig iron for foundry use and other purposes. 
The internal shape and construction of an ordinary Cleveland 
blast furnace is shown in fig. 7, which is taken from a paper by Sir 
B. Samuelson.^ The furnace consists of a large cylinder made of 
plates of wrought iron or mild steel, and rivetted together so as 
to form an outer shell which rests on a ring, which in turn is 
supported on cast-iron pillars. The outer shell is lined with fire- 
brick slabs, while the furnace is closed at the top with a cup and 
cone arrangement to allow of the withdrawal of the waste gases by 
means of a downcomer not shown in the fig. The upper part of the 
interior of the furnace is called the throat. Passing downwards 
from it, through the main portion or body of the furnace, we come 
to the inclined sides or boshes, and thence to the hearth where 
fusion takes place, and at the bottom of which the metal 
accumulates beneath a layer of molten slag. Such a furnace would 
be about 85 ft. high, and have an internal capacity of 30,000 cubic 
feet and a maximum diameter at the boshes of 28 ft. and at the 
hearth of about 8 ft. The blast enters through six twyers at a temper- 
ature of about 1,450° F., and a pressure of some 5 to 7 lbs. on the 
square inch. The output of such a furnace would not much exceed 
500 tons of grey pig iron per week, while 750 tons of slag would also 
be obtained. The ore used in its original state contains only about 

1 /. and S, Inst, Jour., 1887, vol. i p. 91. 
25 
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30 per cent, of metallic iron, and is calcined before being used in the 
blast furnace. On account of the relatively low iron content of 




Fig. 7.— Section of Cleveland Blast Furnace. 

ore which is employed, the capacity of the furnace is larger, while 
the output is smaller than is the case when treating richer ores and 
employing higher blast pressure. 
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In addition to the ore it is necessary to add fuel to the blast 
furnace charge to act as a reducing agent, and to develop the 
necessary temperature; and a flux is also required in order to 
combine with the impurities of the ore, and to form fluid slag. 
The fuel used is generally hard coke, though sometimes raw coal or 
a mixture of coal and coke is employed. The consumption of fuel 
in Western Pennsylvania is from 17 to 20 cwt. of Connellesville 
coke, while in Cleveland about 20 cwt. of hard Durham coke is 
employed, and in North Staflbrdshire some 28 cwt. of raw coal is 
required per ton of pig iron smelted. The flux used is almost 
invariably limestone, though occasionally quick-lime is used instead 
of limestone, and in exceptional cases some aluminous material, or 
even old blast furnace slag, is added so as to assist in the regular 
working of the furnace. 

The balance sheet of a Cleveland furnace producing No. 3 grey 
foundry iron is approximately as follows : — 



Charge. 




Product. 


Calcined Ironstone, 


48 cwt. 


No. 3 Pig, 20 cwt. 


Limestone, 


12 „ 


Slag, 30 „ 


Durham Coke, 


20 „ 


Waste Gases, 130 „ 


Hot Blast, 


100 „ 





180 cwt. 



180 cwt. 



An examination of the above figures will reveal the remarkable 
fact that the weight of air forced into the furnace is more than half 
the total weight of all the materials employed ;' while the waste gases 
constitute more than two-thirds of the product. As these waste gases 
have a considerable calorific value, and are produced in quantities 
more than sufficient to drive and heat the blast, much attention has 
been devoted in recent years to their utilization as a source of power 
in or around the iron works. 

The solid materials passing down through the furnace travel much 
more slowly than the blast which travels upward. The relative 
speed will vary according to the blast pressure and the character of 
ore which is being treated, but it may be taken that the gases pass 
upward through the furnace at a speed which is about four thousand 
times as great as that of the solid materials which are descending. 
The cold materials which enter at the top, in their descent lower the 
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temperature of the ascending gases, with the result that there is a 
considerable amount of regenerative action in the furnace, and this 
effect contributes largely to an economical production. The heat 
which is required for reducing the ore and melting the metal and 
slag, together with the additional heat obtained by the utilization of 
the waste gases, accounts for the profitable employment of about 
75 per cent, of the calorific power which is theoretically available, a 
result which is obtained in no other manufacturing operation 
conducted on a large scale. The efficiency of a regenerative 
reverberatory furnace seldom reaches 20 per cent., while it has been 
shown by Colonel Cubillo, that the efficiency of the puddling furnace 
is only about 3 per cent, of that theoretically possible, while the 
wind furnace employed for melting metal in crucibles is still less 
efficient. The extraordinary efficiency of the blast furnace has led 
to its adoption for the preparation of cast iron, as the first step in 
all the important processes for the production of iron and steel, and 
at present there appears to be little likelihood of the blast furnace 
being superseded by any other appliance. 

Beactions of the Blast Furnace. 

As direct methods of observation are impossible, other methods 
have been adopted with the object of ascertaining, as far as possible, 
the progress of the reduction and the nature of the chemical changes 
which take place. Among these may be mentioned the classical 
researches of Bunsen and Playfair, who studied the composition of 
blast furnace gases, at diflbrent heights, by inserting a tube into the 
furnace and collecting the combustible products obtained. Refer- 
ence should be made also to the experiments of Ebelmen and of 
Tunner, who enclosed the materials to be examined in a strong iron 
box, which was constructed so as to be permeable to the furnace 
gases, and was then allowed to descend with the charge into the 
furnace to the desired depth, when it was withdrawn by means of 
chains and the materials were examined. 

A comparison of these results with those obtained by Sir Lowthian 
Bell in his studies of the changes which take place during the 
reduction of Cleveland ironstone, enables us to see that the character 
of the reduction varies somewhat according to the nature of the ore 
and the kind of fuel which is employed ; the reduction being nearly 
complete in a Cleveland furnace by the time the charge has 
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descended through the first quarter of the height, while, when 
charcoal is the fuel used in the furnace, reduction takes place at a 
relatively higher temperature, and the charge descends about half 
way down the furnace before any considerable reduction begins. 

As the Cleveland furnace is usually considerably higher than one 
employing charcoal as fuel, it follows that the zone of principal 
reduction is usually about 60 ft. above the bottom of the hearth in 
a Cleveland furnace, but only about 20 ft. high in a charcoal furnace ; 
hence the period of heat interception is much longer in a Cleveland 
than in a charcoal furnace. The fuel consumption is, however, slightly 
less, and the proportion of carbon dioxide in the gases distinctly 
greater in the charcoal furnace, results which are no doubt connected 
with the nature of the reaction, and the position in the furnace where 
the principal reduction occurs. 

The reactions which take place in a coke blast furnace may be 
conveniently divided into two classes ; first, those which are essential 
for the production of heat and the reduction of the ore; and, 
secondly, those which are more or less variable or accidental, 
according to the particular materials which may be employed, or the 
special product which is desired. 

The first class of reactions are exothermic, or heat-producing, and 
in their simplest form may be divided into two portions and repre- 
sented as follows : — 

(1) When the heated air enters the blast furnace it is immediately 
converted into carbon monoxide, the reaction being 

2C-HO2 = 2 CO. 

It is worthy of note that the reaction thus taking place in 
the hearth of the blast furnace is quite different from that 
with which we are familiar in a gas producer, a cupola, or 
an ordinary fire. In these cases the carbon is first burned 
to form carbon dioxide, and this after it is formed reacts 
with more carbon to produce carbon monoxide, thus — 

C + O2 = CO2 and CO2 + C = 2 CO; 

but while carbon when burned at a comparatively low 
temperature produces carbon dioxide, the condition is altered 
when the temperature is raised, since carbon dioxide is 
dissociated at a high temperature with the production of 
carbon monoxide and oxygen. 



Digitized by VjOOQIC 



30 LECTURES ON IRON-FOUNDING 

In blast furnaces using cold blast, or air which has been 
heated only to a moderate temperature, the zone of com- 
bustion extends for a considerable distance in front and 
above the twyers; but it has been shown experimentally 
that in a coke blast furnace using blast heated with fire- 
brick stoves, no free oxygen can be detected in the gases at 
a height of only two feet above the twyers. When the 
enormous volume of air under high pressure which is intro- 
duced into the furnace is borne in mind, it may well be a 
matter for surprise that the combustion of the oxygen 
should be so complete ; but it is evident that when the 
temperature of the hearth is sufficiently high, the pro- 
duction of carbon monoxide is practically instantaneous. 
(2) The other important exothermic reaction takes place near the 
top of the furnace, and the heat thus generated is much less 
in amount ihem that produced in the hearth. The carbon 
monoxide now reacts upon the ferric oxide in the ore, with the 
production of carbon dioxide and metallic iron ; but since it 
is found that in order to carry on the reduction satis- 
factorily it is necessary to have in the issuing gases at 
least two volumes of carbon monoxide to one voliune of 
carbon dioxide, the equation may for convenience be written 
as follows — 

FcgOg -t- 3 CO -I- 6 CO = Fe2 + 3 CO2 + 6 CO, 

in which the excess of carbon monoxide required is repre- 
sented on both sides of the equation. 
The second class of reactions are more numerous and are all 
endothermic, or heat absorbing. As already explained, they vary in 
character and amount according to local circumstances ; they include 
the decomposition of limestone and the formation of slags, the heat 
absorbed in which will vary, in the first case, according as to whether 
free lime or limestone is employed, and in the second, with the pro- 
portion of gangue. A reaction known as carbon impregnation also 
takes place during the descent of the charge in the furnace ; by this a 
certain proportion of the carbon monoxide of the ascending gases is de- 
composed in contact with metallic iron, with the formation of ferrous 
oxide, and the deposition of finely divided carbon in the mass. As 
the temperature increases in the upper part of the zone of fusion, the 
ferrous oxide is reduced with the liberation of carbon monoxide, which 
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passing upward leads to the addition of an appreciable amount of 
combined oxygen to the. issuing gases. Other reactions which are 
endothermic and variable in amoimt, are those which are connected 
with the reduction of such proportions of silicon, phosphorus, sulphur, 
manganese or other elements as are found in the pig iron. It may 
be noted here that grey pig iron usually contains more silicon, and 
not unfrequently more carbon, than white iron ; and as the reduction 
of silicon is an endothermic one, it naturally follows that the propor- 
tion of fuel required to produce grey iron is somewhat greater than 
that necessary to make a white pig. It was first observed by Bunsen 
and Playfair in 1845, and has since been confirmed by other observers, 
that there is a considerable proportion of potassium cyanide present 
in the gas in the lower portion of the furnace, and it is believed that 
this cyanide accumulates in the furnace and exerts a not inconsider- 
able influence in assisting the final reduction, but the relative 
importance of the cyanide reaction is at present imdetermined. 

Charging the Blast Furnace. 

The early forms of blast furnace were frequently built against a 
bank of earth so as to allow of the material being conveniently 
wheeled in hand barrows and emptied into the furnace ; but as the 
production increased such primitive methods were gradually replaced 
by the use of inclined planes worked by steam engines, or later by 
lifts and hoists of various forms, actuated either by steam, compressed 
air, hydraulic power, or more recently by electricity. In all such 
cases the materials are brought from the lift to the furnace top in 
hand barrows and emptied into the furnace by manual labour. 
But the enormously increased output of modem times, amounting 
now to close upon five thousand tons per week from a single furnace, 
has caused any method of charging by hand barrows to be inadequate 
and inconvenient, and automatic charging appliances have in con- 
sequence been introduced. The first plant of this kind was erected 
in the Duquesne works, near Pittsburg, in 1896, and I had an 
opportunity of seeing it in operation in 1902; with modifications 
in detail the improvement is being introduced into the larger iron 
works. A cross section of the blast furnace plant at Duquesne is 
given in fig. 8. This is taken from a paper read by Mr Head 
before the S. Staffordshire Iron and Steel Institute in March 1898, 
and illustrates the handling of the ore from the car to the stock-yard. 
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and from the stock-yard, or from the car direct, as required, to the 
bottom of the automatic charging apparatus, and hence into the 
furnace top. The usual form of automatic charging apparatus as at 
present employed consists of a double line of steeply inclined rails, 
supported on a frame work of rivetted steel, and passing from the 
charging hoppers on the ground level to a suitable position above the 
furnace top. On these lines run two skips made of steel plates, and 
arranged so that the descent of one skip serves to counterbalance 
the ascending weight of the other, so that only the weight of the lo€wi 
has to be raised. By an apparatus of this kind, electrically driven. 



Fig. 8. — Section showing method of handling ore at Blast Furnaces, 
Duquesne, Pittsburg, Pa. 

it is possible for one man remaining at the bottom of the furnace to 
charge the whole of the materials necessary for the j)roduction of the 
large output of a modern furnace. In order to allow of the gas 
being collected and utilized as usual, it is found necessary with an 
automatic charging apparatus to provide a double cup and cone 
arrangement, as shown in fig. 9. 

The Blast used in the Blast Furnace. 

The air used for the combustion of the fuel in the blast furnace 
was originally supplied by means of bellows worked by manual 
labour, and simple appliances of this kind are still used in India and 
elsewhere. Such simple forms of apparatus were gradually replaced 
by larger bellows driven by water power, and subsequently by the 
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steam engine. For many years beam engines were used for this 



Fig. 9.— Modern American Blast Furnace, showing automatic charging apparatus 
and double cup and cone. 

purpose. Modem blowing engines now, however, are of two princi- 
pal types — vertical and horizontal. A pair of vertical direct acting 

3 
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blast engines with fly-wheel are represented in fig. 10. Later forms 
of engines of this type have two cylinders, so as to allow of 
expansive working, and it is customary in American practice to 



Fig. 10. — Vertical Direct-acting Blast Engine (Half Section). 

provide a pair of such engines for each blast furnace. Horizontal 
gas engines are now made capable of generating upwards of 1,000 
horse-power for the purpose of compressing air for use in the blast 
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furnace, and of these a number are in use in the United Kingdom 
and Germany. 

The blast is now almost universally heated in fire-brick regenera- 
tive stoves, of which two patterns are well known — the Cowper and 
Whitwell ; but there are many variations of the fundamental princi- 
ples involved. The general arrangement of a blast furnace supplied 
with a pair of Cowper stoves is shown in fig. 11, from which it will 
be seen that each stove consists of a shell of wrought iron or steel 
plates, some 65 ft. high, with a dome-shaped roof, and with a 
circular flue extending from the bottom to the top, while the rest 
of the cylinder is filled with fire-bricks. The stoves are used alter- 



FiG. 11. — Furnace with Cowper's Hot Blast Stoves. Scale about 40 feet 
to an inch. 

nately, the waste gases being burned in one stove, to heat the brick- 
work, while the cold air is being passed through the other stove, in 
the reverse direction, so as to heat the blast. From the stoves the 
air is conveyed through blast mains lined with fire-brick to the 
twyers by which it enters the furnace. So long as cold blast was 
employed these twyers were of iron and were provided with sheet iron 
nozzles ; but with increased blast temperature it was found that iron 
twyers bum away very rapidly. Water-cooled twyers were there- 
fore universally adopted. In American practice bronze water-cooled 
twyers are found to give excellent results, as they require but little 
repair or attention. In the United Kingdom, either Scotch twyers, 
which consist of coiled wrought iron pipes, embedded in a conical 
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pipe of cast iron, or water-cooled open twyers, which were first 
introduced by F. H. Lloyd in 1876, are generally used (see fig. 12). 
Recently, suction twyers have been adopted by Mr Foster of Darl- 
aston (Staffs.), and these are stated to last longer and to give less 
trouble than the ordinary type.^ The water for cooling these twyers 
is drawn by suction, instead of being forced under pressure, with the 
result that any leakage can be more quickly perceived, while leaks 
are frequently filled up and stopped by particles of slag and other 



Fig. 12. — Water-cooled Open Twyer. 

matter drawn from the interior of the furnace by the suction em- 
ployed. 

Tapping. 

From what has been before said it will be seen that the whole of 
the material which is introduced into the blast furnace in the solid 
state is removed as a fluid, — either as gas in the form of an addition 
to the weight and volume of the blast passing through the furnace, 
or as molten slag or iron at the bottom of the hearth. Under ordi- 
nary working conditions, no solid material is taken from the blast 
furnace. As the metal and slag trickle down together into the 
hearth they separate, on account of their difference in density, the 

1 /. S S. Inst. Jour,, 1902, vol. i. p, 79. 
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lighter slag floating on the surface of the heavier iron. This proceeds 
until the slag reaches a predetermined height, when it is either 
tapped off from time to time or, more usually, allowed to flow off 
continuously through a water-cooled cinder hole. The iron still 
continues to accumulate in the hearth, and it is either tapped off, as 
required, if molten metal is employed, or, at regular intervals, if it is 
cast into pigs in the sand bed. The latter is the more usual practice. 

Products of the Blast Furnace. 

The three fluid products of the blast furnace, viz., the gaseous 
effluent from the top of the furnace, the slag and the metal 
obtained in the hearth, may now be conveniently considered in 
order. 

I. Though the gases which pass off from the top of the blast 
furnace are commonly called " waste " gases, such a title is becoming 
more a misnomer every year. They were originally allowed to bum 
to waste at the furnace top, but experiments were made as early 
as 1814, with the object of utilizing some of the heat. In 1845, 
Bunsen and Playfair called attention to the high calorific value of 
blast furnace gases, and in the same year J. P. Budd obtained a 
patent for heating the blast in stoves by means of the combustion of 
waste gas. Budd was so successful and far-seeing that he antici- 
pated what has been regarded in some quarters recently as quite 
a novel idea, when in 1848 he wrote as follows : — " It would appear 
to be more profitable to employ a blast furnace, if as a gas generator 
only, even if you smelted nothing in it, and carried off its heated 
vapours by flues to your boilers and stoves, than to employ a 
separate fire to each." 

The increased economy of modem engines and stoves has 
permitted the whole of the boilers to be fired and the blast to be 
heated by the combustion of the waste gases from the furnace ; and, 
particularly when raw coal is used, there is frequently a considerable 
surplus available for other purposes. The gases from raw coal, if 
cooled, yield ammonia equivalent to about 30 lbs. of commercial 
sulphate per ton of coal used. The value of this more than pays for 
the cost of its extraction. Such gases, when properly freed from 
dust, are admirably suited for generating power in gas engines. The 
gases are, in actual practice, constantly varying in composition, but 
the following analyses may be regarded as fairly typical of their 
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composition by volume, with the three kinds of fuel generally 
employed : 





Fuel Used. 


i 
Coke. 1 Charcoal. 

1 


Bituminous 
Coal. 


Carbon monoxide (CO), 
Carbon dioxide (COg), . 
Nitrogen, .... 
Hydrogen, .... 
Marsh gas, .... 


26 j 19-5 

12 ' 12-6 

69 63-6 

2 2-6 

2 ; 2 

1 


28-0 
8-6 

63-6 
6-6 
4-4 



II. The slag or "cinder" obtained in iron smelting is usually 
about equal in weight to the metal made, the variation being from 
about 15 cwt. to 30 cwt. of slag per ton of pig iron. The slag 
consists essentially of a double silicate of alumina and lime, together 
with more or less excess of free lime, the object of the latter being 
the removal of the sulphur from the charge so as to obtain a grey 
pig suitable for foundry purposes. Slags obtained when making a 
strong or forge iron are usually themselves strong and compact, and 
are suitable for road-making, ballasting, and similar purposes; but 
blast furnace cinders obtained when making an open grain or 
foundry iron are sometimes so rich in lime as to spontaneously fall 
to pieces by slaking in the air after a brief exposure. Unsightly 
heaps of slag in various parts of the country bear testimony to the 
fact that the definition of slag as " the smelters' refuse," which was 
formerly adopted in metallurgical text-books, was at that time correct. 
So many applications have in recent years been found for this, 
material, however, that, in the United Kingdom at any rate, the 
tendency would appear to be rather for the heaps to diminish than 
to increase. Among the chief uses may be mentioned, reclaiming of 
waste land ; erection of sea walls and breakwaters ; road-making (where 
the traffic is not heavy) ; production of slag cement, slag bricks and slag 
wool; for railway ballasting; for filter beds for sewage treatment; 
and for various other purposes. The number of applications which 
have been suggested, or which are in actual operation in connection 
with the various bye-products of the iron smelter, have also in recent 
years become so jmportant that there are not wanting enthusiasts. 
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who predict that, before long, the tables will be turned, and the 
combustible gases, the chemical products, and the slag will be the 
main sources of income, while the cast iron obtained will itself 
become the bye-product. 

III. Turning now to this remaining product of the blast furnace, 
in which the iron-founder is more particularly interested; — the 
molten metal which accumulates in the bottom of the hearth is, as 
already mentioned, sometimes tapped off into ladles for use in the 
fluid state in the steel works, or for foundry purposes, if there is a 
foundry attached to the furnace. The more usual plan, however, 
is to run the metal into pigs in sand moulds, made in a pig-bed in 
front of the furnace. Pig-beds in the United Kingdom are usually in 
the open, but in the United States they are generally covered with a 
light roof, though open at the sides. In modern works, where there 




Fig. 13. — Section through the Moulds of the Uehling Pig Iron Casting Machine. 

is a large output, it has been found advantageous to employ casting 
machines for dealing with the slag and pig iron respectively. Of 
these machines at least three kinds have met with some amount of 
success, but the form which is best known is that introduced by 
Uehling. It consists of a series of iron moulds, a cross section of 
which is shown in fig. 13. These moulds are arranged side by 
side, and are actuated in such a manner as to produce the effect 
of a continuously revolving band or belt, the upper stretch of 
which conveys the metal from the receiving to the discharging 
end. The fluid metal is tapped from the furnace into ladles, from 
which it is poured into the moulds, after these have been coated 
with a thin layer of refractory material. During its onward 
passage in the mould the metal is water cooled, and is ultimately 
discharged into trucks from the upper extremity of the revolving 
band, just as the moulds are in the act of passing over the end 
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wheel of the machine and beginning their downward and backward 
journey.^ 

Pig iron cast in sand always retains a certain amount of sand upon 
its surface, and an allowance for this is made by the seller. The 
amount of sand, however, varies very much according to circumstances, 
and the sand, when introduced into the cupola, leads to the use of 
more flux and more fuel ; so that, other things equal, pig-iron cast 
in machines is to be preferred to that which has been cast in sand. 
On account of the closeness of grain of machine cast iron, such metal 
is looked upon with some suspicion by the iron-founder ; but, since 
any closeness due to the sudden cooling in casting machines is 
entirely removed during subsequent remelting, the objection is one 
which is likely to disappear as chemical analysis is more commonly 
employed in connection with the iron-foundry. 

Grading Pig Iron. 

The pigs when cast in sand are of a Q section, and are usually 
about 5 feet long and weigh about 1 cwt. each. The blast furnace 
manager generally knows beforehand what is likely to be the 
character of the metal which is in the pig-bed, not only from his 
knowledge of the charge which has been used, and the working 
conditions of the furnace, but also from the appearance of the iron 
when running into the moulds, and from the surface of the pigs. 
Hard white iron is more sluggish, but brighter, and produces more 
sparks when flowing from the furnace, and it gives a rougher surface 
to the pig than soft grey iron, which, on the contrary, flows with 
a characteristic " break " and a smooth or velvety appearance. When 
the pigs are sufficiently cooled they are removed from the pig-beds, 
broken, and classified according to fracture. There are several 
systems of classification in use, that prevailing in South Staffordshire 
being as follows : — 

No. 1. Which has a very open grain, and is a soft grey foundry 
iron. 

No. 2. An open grain soft grey foundry iron, not quite so coarsely 
crystallized as No. 1. 

No. 3. A soft grey foundry iron, but somewhat closer in the 
grain than No. 2. 

1 Full particulars and illustrations of such machines will be found in Cassier^s 
Magazine, vol. 24, p. 113. 
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No. 4. This is as a rule the most important grade, and on this 
account it is divided into two, or sometimes into three 
varieties : — 

(a) No. 4. Foundry, — which is the greyest and the 

softest. 

(b) No. 4. An intermediate variety. 

(c) No. 4. Forge, — which is stronger and very close 

grained, though still all grey. 

No. 5. Mottled iron. 

No. 6. White iron. 

All mine iron, which is a characteristic and deservedly popular 
product of the Staffordshire district, is usually classified into eight 
grades, viz. : — 

Nos. 1, 2, 3, and 4. Ordinary foundry qualities, in descending 
order of softness and fluidity. 

Nos. 5. and 6. Closer grained and more suitable for the forge, or 
for chilled castings. 

No. 7. Mottled iron. 

No. 8. White. 

There is no uniform method of grading adopted through the whole 
of the United States, but the systems usually followed do not differ 
greatly from the above, although in America more attention is 
devoted to the grading of irons which are rich in silicon, as they are 
used by founders for softening purposes, and in many cases with 
more discrimination than in the old country. In the Southern parts 
of the United States the method of grading adopted in 1889 was as 
follows : — 

1. No. 1. Foundry 4. No. 1. Soft 7. Grey Forge 

2. No. 2. Foundry 5. No. 2. Soft 8. Mottled 

3. No. 3. Foundry 6. Silver Grey 9. W^^i^ 

Of these grades Nos. 1, 2, 3, 7, 8 and 9 resemble irons of a similar 
class in the United Kingdom. The other irons are silicious in 
character, and are specially graded. 

Connection between Grading and Chemical Composition. 

It will be seen from what has been before stated, that the fractured 
surface of the iron which has been run into the pig-bed presents 
marked differences in appearance, varying from the very open 
grained soft grey at the one extremity of the series to a perfectly 
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white and hard iron at the other. The intermediate varieties include 
various close grained irons and also mottled pig, which, as its name 
implies, is a mixture of white and grey. In "grey mottled" the 
chief part of the fracture is grey, with white parts here and there ; 
in a "white mottled," on the other hand, the chief part of the 
fracture is white, but dark grey patches occur at intervals. 

It will be interesting now to see how, in a typical case, these 
various grades of iron differ in chemical composition. The following 
table gives the analyses of a series of Cleveland pig irons examined 
by C. H. Ridsdale :— 





No. 1. 


No. 2. 


No. 3. 


Forge. 


Mottled. 


White. 


Carbon, graphitic, . 


3-20 


3-16 


3-16 


2-72 


r84 




„ combined, . 


trace 


•20 


•48 


•58 


1^25 


3-06 


Silicon, . 


3-60 


2-90 


2-69 


1-93 


1-01 


•67 


Sulphur, . 


•05 


•06 


•08 


•10 


•32 


•40 


Phosphorus, . 


1-67 


1-69 


1-57 


1-65 


1-57 


1-60 


Manganese, 


•68 


•62 


•60 , 


•75 


•62 


•42 



From these figures it will be seen that the elements with which 
we have to deal include carbon, which is returned in two forms, 
graphitic and combined ; silicon, sulphur, phosphorus, and manganese. 
It will further be noted that the phosphorus is fairly constant 
throughout the series; and also that there is no regular variation 
in the proportion of manganese. On the other hand, it will be 
observed that the four other constituents vary in the series under 
consideration in a manner which shows remarkable regularity. The 
graphitic carbon is at its maximimi in No. 1 iron, and gradually 
decreases until it suddenly disappears when we pass from mottled 
to white. Conversely, the combined carbon, of which there is only 
a trace in No. 1 iron, steadily increases until, in white iron, the 
whole of the carbon is in this condition. 

It may be well here to so far anticipate as to explain that the 
sudden cooling of grey cast iron tends to produce a white metal, 
while, on the other hand, slow cooling of white iron tends to the 
production of a grey metal. But in the case under consideration 
all the samples were cast and cooled in a similar manner, so that 
some other explanation must be sought in order to account for the 
difference in the condition of the carbon and the physical properties 
of the iron. This cause is found when the proportion of silicon and 
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of sulphur is examined, the silicon being at its maximum in the 
softest iron and steadily decreasing through the series; while the 
proportion of sulphur is lowest in the No. 1 pig, and increases 
regularly as we pass through the series to the white iron. These 
typical changes may be more conveniently studied when the analyses 
are represented diagramatically, as in fig. 14. 




oo 
H9I. N9Z N93 Forge MdUted White 

Fig. 14. — Diagram illustrating the grading of Cleveland Pig Iron. 
Percentages, — Sulphur is multiplied by 6 to render it more visible. 

The Density of Cast Iron, 

It may be interesting here to note that the density of cast iron varies with the 
grade, being highest in white iron, and lowest in very graphitic or silicious iron. 
The following table, based on figures given by W. J. Keep {Cast Iron^ p. 28),. 
will illustrate this change. 





Density. 


Weight per 
cub. foot. 


Pure Iron . 


. 7-84 


489 lbs. 


White Cast Iron 


. 7-60 


474 „ 


Mottled Iron 


. 7-53 


458 „ 


Light Grey Oast Iron 


. 7-20 


460 „ 


Dark Grey Cast Iron 


. 6-80 


425 „ 



It will thus be seen that, with castings that are reasonably free from blow holesy 
the grade can be approximately determined from the density of the metal, if this 
is known. 
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Unreliability of Fracture as a Test of Quality. 

It might perhaps be supposed from the analyses of a regular series 
of samples such as those above given that it would be possible by 
examining the fracture of a sample of pig iron to determine its 
chemical composition and physical properties. It is true that in 
many foundries where a " rule of thumb " method is followed it is 
still customary to determine the suitability of pig iron for a particular 
purpose by the appearance of the fracture. There is no doubt that 
men of long experience, working with known irons, can in this way 
obtain imiform results in a manner which is surprising to those who 
have had less practical experience of the subject. But should there 
be any change in the source of supply of the iron, or any variation in 
the rate of cooling in the pig, the foundry manager is apt to find 
himself entirely at fault if he depends merely upon fracture; nor 
can even an experienced chemist determine, from the appearance of 
samples which are submitted to him, exactly, or, in many cases, even 
approximately, what the composition is likely to be. It must be 
remembered that there are so many variables in connection with the 
chemical composition of pig iron, some of which produce one effect, 
and others almost exactly the opposite, that however useful a guide 
fracture may be in some cases, it is entirely misleading in the 
remainder. The intelligent and successful iron-foimder of the pre- 
sent day, while carefully examining the fracture of all the iron he 
uses, also adopts physical tests to control the quality of his mixture, 
and checks these from time to time by chemical analyses. It is only 
by such a combination of science and practice that satisfactory results 
can be continuously obtained. But before the iron-foimder can 
make his mixtures with intelligence it is necessary for him to under- 
stand the influence of the various elements which are constantly 
present in the pig iron which he uses, and this information will, as 
far as possible, be given in the next lecture. 
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LECTURE III. 

Constituents of Cast Iron. 

Cast iron is not an element, nor is it a compound, nor an alloy. It 
is a complex aggregation which includes elements and compounds, 
and supplies examples both of chemical combination and of mechanical 
admixture. In the previous lecture it was shown that the substances 
which are usually present in cast iron include carbon, silicon, sulphur, 
phosphorus, and manganese. In addition to these, other elements 
are met with in greater or less proportion. Titanium, for example, 
is not an uncommon constituent, especially when the iron has been 
produced from Scandinavian ores. Arsenic, too, is usually present 
in small quantities ; in other cases, copper, chromiiun, and tungsten 
can also be detected. With sufficient care traces of many other 
elements can be recognised by the analyst, but these are of no 
importance to the practical iron-foimder. In old analyses it was not 
imcommon to find calcium or aluminium returned as being present 
in cast iron, but it may now be regarded as proved that these 
elements are not met with in ordinary practice, though they do occur 
in alloys of iron produced in the electric furnace. The elements 
which are regularly present in cast iron may be divided into three 
classes, acccording as to whether they are essential, fairly constant, 
or variable in amount. In the first class carbon stands alone. It is 
an essential constituent of all cast iron, since with less than some 
2 per cent, of carbon the chai-acteristic properties of cast iron are 
not obtained. 

In the second class of elements are included those which are 
fairly constant in all grades of pig iron made from a particular ore 
mixture. These elements are phosphorus and manganese, and also 
the less common constituents, arsenic, copper and titanium. It has 
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already been seen that the proportion of manganese and of phos- 
phorus is very similar in all grades of iron made from Cleveland 
ironstone, and the same is tme with irons made from, say, Cumberland 
hematite, or Lake Superior magnetite, or any other ore of tolerably 
uniform composition. It may be mentioned, however, incidentally, 
that sometimes the proportion of manganese is less in a white iron 
than in a grey iron from the same ore mixture. This is probably 
due to the effect of the sulphur in the pig,- but the difference is not 
so great as to materially affect the product from the point of view of 
the iron-founder. 

The elements of the third class are those which vary with the 
temperature and rate of working of the blast furnace ; with small 
variations in the composition of the charge; and other similar 
circumstances, and which therefore may vary from day to day, or 
even from hour to hour. These elements are silicon and sulphur, and 
to them the iron-founder must pay special attention if a uniform 
product is desired. 

It will now be convenient to consider in detail the influence and 
state of combination of each of the elements which are ordinarily 
present in cast iron. 

Carbon in Cast Iron. 

When pure iron is heated with pure carbon, the iron readily takes 
up more or less of the carbon, the amount which is absorbed de- 
pending upon circumstances of temperature and time. If the iron 
is not pure a third condition is introduced, namely, the proportions 
of other elements which may be present. The effect of time and 
temperature in the absorption of carbon is well illustrated in the 
ordinary cementation process for the production of steel. In this 
process bars of iron are heated in contact with carbon for periods 
which vary according to the quality of steel which it is desired to 
produce. The time taken is usually about seven days, but this may 
be longer or shorter if specially high or low carbon steel is desired. 
By heating iron with excess of carbon in a crucible to a somewhat 
higher temperature than is employed in the steel converting furnace, 
it is easy to introduce, in two hours or less, some 2*5 per cent, of 
carbon, which is more than is taken up during cementation in a 
week. But by raising the iron to an even higher temperature, while 
still keeping it in contact with solid carbon, the proportion of carbon 
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which is absorbed may, without difficulty, be made to reach, or even 
to exceed, 4 per cent, of the weight of the product. 

The maximum proportion of carbon which can be dissolved by iron 
is about 4*25 per cent., the results of some experiments by E. H. 
Saniter ^ being as follows : — 

At cementation heat (about 900' C.) ... 2*95 per cent. 

By fusion (at about 1400' C.) ... 4*00 „ 

When experimenting in an inverse direction, namely, by fusing a 
specially prepared carbide of iron (FegC), instead of by adding carbon 
to iron, the same observer foimd that the carbide, on fusion, parted 
with its excess of carbon until it reached 4*27 per cent., which 
appears to be the saturation point of pure iron with pure carbon at 
the melting point. This saturated solution of carbon in iron is 
stated to be the iron carbon eutectic, and to melt at 1130° C. 

The percentage of carbon which can be dissolved by iron is, however, 
markedly affected by the presence of other elements. Manganese 
and chromium lead to an increased solubility of carbon in iron at 
high temperatures, and to the production of what is called " combined 
carbon " when the metal cools. Silicon and aluminiiun, on the other 
hand, diminish the power of the iron to take up carbon, and by 
throwing carbon out of solution as the metal cools, produce graphitic 
or grey cast iron. 

Forms of Occurrence of Gaxbon. 

It is a matter of common knowledge, to which reference has 
already been made, that certain kinds of grey cast iron if cooled 
quickly become hard and brittle, while some varieties of white cast 
iron, if allowed to cool slowly, or when long annealed, become grey 
and soft. This characteristic change is connected with the fact that 
carbon exists in cast iron in more than one form. Usually two 
distinct forms are recognised, which are known respectively as 
" graphitic " and " combined," but, as will be explained later, each of 
these varieties may be again divided into two kinds which possess 
distinctive properties. 

It is easy to demonstrate that in grey iron carbon exists in a 
graphitic form, separate from the iron. Perhaps the simplest form 
of experiment is to take a pinch of turnings of grey cast iron in the 
fingers, and rub them on the palm of the hand, when it will be found 

Vowr. Iron and Steel Inst., 1897, ii. p. 128. 
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that the skin receives a shiny graphitic polish. No such effect is 
obtained if turnings of wrought iron, or of steel, or crushed white 
iron, be treated in a similar manner. Graphite can also be more or 
less perfectly separated from grey cast iron by sifting the turnings 
through muslin, by magnetic separation, by washing with water, 
or even by carefully blowing with air. The graphite when so 
obtained is seen to be in the form of thin flat plates, which bum 
when heated to redness in air or oxygen. The graphite can also be 
plainly seen when a polished prepared specimen of grey cast iron is 
examined under the microscope. (See figs. 49 and 50.) 

A convenient method of observing the properties of graphitic 
carbon is afforded by the removal of the iron by means of an acid, 
when the graphitic matter is left behind and can be readily examined. 
The iron may be employed in the form of small pieces, say the size 
of a nut, and covered with hydrochloric acid which has been previously 
diluted with about half its volume of water. The action is allowed 
to proceed slowly in the cold, and the spent acid is poured off from 
time to time and replaced by fresh. After a few days a residue will 
be obtained from which practically all the iron has been removed. 
This may now be washed with water, treated alternately with a 
solution of caustic potash, to dissolve the silica and combined 
carbon, if any, and with acid to remove the last traces of iron. 
Finally, it should be extracted with hydrofluoric acid, washed with 
water, and dried. It will now be observed that if ordinary open 
grained grey iron, such as No. 1 pig, has been employed, the 
graphite is in bright glistening flakes which are not unfrequently 
of great beauty. But if the metal used were malleable cast iron 
(i.e., white iron rendered grey by prolonged heating to about 800**C.), 
or an ordinary close grained grey casting, or what is known as 
" glazed " pig, which is a special variety of silicious iron, in each of 
these cases a graphitic residue of a different character would be 
obtained. These graphitic residues would still blacken the hands, and 
possess the peculiar lubricating quality which we associate with 
blacklead. The carbon bums in air, but is in the form of a very fine 
powder of a dark grey or of a black colour, quite distinct from 
the brilliant flakes obtained from an open grained soft iron. The two 
varieties might then in common language be distinguished as being 
respectively flaky and powdery. The flaky variety may be regarded 
as true graphite. The dark grey powder is graphite in a state of 
very fine division, while the black powder is amorphous carbon. For 
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this amorphous variety of carbon the eminent German metallurgist 
Ledebur has suggested the name of " temper carbon." This name is 
derived from the German term for annealing, and must not be con- 
fused with the ordmary English word " temper " as applied to steel. 

Careful examination of white iron will also show that the combined 
carbon does not all occur in one form. It is observed, for example, 
in the analyses of steel that the results obtained by the ordinary 
Eggertz carbon colour tests are much lower when the metal has been 
previously heated to a high temperature and rapidly cooled, than 
with steel in its unhardened or natural condition, the colour developed 
by carbon in hardened steel being only about one-half of that pro- 
duced by ordinary carbide of iron. Again, if grey cast iron be dis- 
solved in hydrochloric acid imder ordinary conditions, the whole of 
the combined carbon passes away with the hydrogen which is evolved ; 
but Ledebur has shown that it is possible, by using dilute acid in 
the cold, to separate the combined carbon into two parts, one of 
which is capable of resisting the effect of cold acid. To this variety 
the name of "cement" carbon has been applied. The amount of 
the more easily evolved combined carbon is estimated by subtracting, 
from the total carbon present, the carbon found in the residue as 
above prepared by treatment with dilute acid. Hence the name of 
" missing " carbon has been applied to this portion of the combined 
carbon. It is interesting also to note, in connection with the above, 
that white cast iron, in which the carbon exists wholly in the com- 
bined form, when examined under the microscope, is found to consist 
of two distinct portions, namely, a white base of uniform texture, 
called cementite, on which is seen a dark pattern, fern-like in character, 
and pearlitic in structure. (See fig. 48.) 

It will thus be noted that while the chemist only distinguishes two 
kinds of carbon — combined and graphitic — it is necessary, in order to 
understand the properties of cast iron, to recognise four varieties, 
namely : — 

1. Coarse grained carbon or graphite. 

2. Fine grained carbon, called amorphous carbon or temper 
graphite. 

3. Combined carbon. 

4. "Missing" carbon, which usually occurs in relatively small 
quantities in cast iron. 

As the amounts of these four constituents are not separately 
estimated by ordinary chemical methods, it is impossible from a 
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chemical analysis alone to determine the physical properties of a 
sample of cast iron ; hence the importance of combined physical 
and chemical tests. 

The proportion of total carbon present in ordinary foundry iron 
is usually about 3 to 3*5 per cent. Generally speaking, irons which 
are in other respects pure and good, are high in total carbon, while, 
conversely, commoner pigs often have their total carbon relatively 
low. Low total carbon, however, is not necessarily a disadvantage, 
as it is observed that metal with low carbon, but otherwise relatively 
pure, produces closer grained castings than when too much carbon 
is present. It is well known to practical men that a strong 
casting can be obtained by melting iron or steel scrap with soft 
grey pig, and in this case the total carbon is naturally lower than 
usual. The special strength so obtained is probably due to the fact 
that, owing to the iron being unsaturated, the carbon is not separated 
in large flakes, which would produce a soft weak iron, but is pre- 
cipitated in the temper form which is essential to the production of 
castings of the greatest strength. (See fig. 52.) 

Combined Carbon in Foundry Practice. — It has already been 
mentioned that the condition in which the carbon occurs in cast iron 
is dependent upon circumstances which include rate of cooling, 
proportion of carbon, and amount of other constituents. It is 
frequently stated that slow cooling converts white iron into grey 
while rapid cooling causes grey iron to become white ; but the 
practical founder knows that such a statement is only true in certain 
cases, as soft grey iron can be obtained which will run into sheets 
scarcely thicker than writing paper, or will fill up the vent holes 
in the mould in long needles, no thicker than ordinary knitting 
needles, and yet which will retain its grey fracture. On the other 
hand, white cast iron is produced which, even when very slowly 
cooled, or if long annealed, still retains its carbon in the combined 
condition. 

Though a moderate alteration in the proportion of total carbon, or 
of graphite, in a sample of cast iron, will frequently have but little 
eflfect on the physical properties of the product, a small change in 
the proportion of combined carbon will often very materially alter 
the strength of the casting, and its suitability for the purpose in 
view. Probably no other constituent in cast iron is so important in 
its eflfects as combined carbon, and in fact the influence of the other 
elements is largely due to the effect which they are able to produce 
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by increasing or diminishing the proportion of carbon which is 
retained in the combined form. The following percentage of 
combined carbon will be found approximately correct for the purposes 
specified : — 

Combined Carbon. 

Extra soft silicious grey iron . . .0*08 

Soft cast iron ..... 0*15 

Cast iron of maximum tensile strength . .0*47 

„ „ „ transverse strength . .0*47 

„ „ „ crushing „ over 1*00 

These figures are for castings about 1 inch in square section, and 
will vary according to the size of the castings and other circum- 
stances. It may be remembered, as a general rule, that the hardness 
of the metal increases regularly with the increase of combined 
carbon. 

Professor Howe has suggested that the maximum strength is 
obtained in cast iron when the combined carbon is between 1*0 and 
1*2 per cent., and the graphite as low as possible. An iron of this 
kind is however apt to be too hard to be readily machined, and so 
would not meet with general favour from engineers, in this country 
at all events. 

Chilling irons are usually relatively low in silicon, containing from 
about 0*5 to 1*5 per cent, of that element ; they are grey, close grained 
in structure, and tough and strong in character. 

The proportion of silicon which is required to be present in an iron 
in order to cause the precipitation of carbon as graphite varies 
considerably according to the quantity of total carbon present, and, 
more particularly, with the proportion of sulphur, manganese and 
other elements which are present at the same time. Swedish cast iron 
containing as little as 0*25 per cent, of silicon is sometimes quite grey, 
while StaflFordshire all-mine cold blast iron may be grey with only 
about '5 per cent, silicon. On the other hand, samples of less pure iron 
are sometimes met with containing from 1*5 to 2 per cent, of silicon, 
in which the carbon is still almost entirely in the combined condition. 

Separation of Graphite. — The researches of the last few years 
have thrown much light upon the changes which lead to the separ- 
ation of carbon during the solidification and subsequent cooling of 
molten cast iron. It was formerly supposed that the whole of the 
graphite was separated during the act of solidification. This view 
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was supported by the observation that kish, which is a form of 
graphite in large flakes or plates, separates from grey cast iron when 
the metal is kept long fluid, as in the hearth of the blast furnace, or 
in a foundry ladle. But the researches of W. J. Keep, to which 
further reference will be made (see Chap. V.),have shown that important 
changes take place in the red hot metal after it has become solid and 
while it is still cooling in the mould. It will be sufficient here to 
observe that with ordinary grey cast iron there are three distinct 
arrests in the rate of contraction or expansion observed while it is 
cooling from the molten state to the temperature of the air. 
Similarly with grey cast iron there are also three arrests noted in 
the cooling curves taken by a recording pyrometer, through the same 
range of temperature. Though there is room for much further obser- 
vation in this interesting direction,^ sufficient work has already been 
done to show that there is a considerable separation of graphitic car- 
bon from grey cast iron long after the metal has become solid, and some 
most important changes take place at or below 900" C. These cool- 
ing arrests present some analogy to the effects observed when certain 
varieties of steel are cooled through the same range of temperature. 

In cast iron these changes of volume appear to be connected with 
the separation of temper carbon, and when well marked are 
characteristic of strong, soft foundry metal. 

The iron-founder may perhaps at first be a little overwhelmed with 
the apparent complexity which is introduced by further knowledge 
in reference to the states in which carbon occurs in cast iron, and 
the conditions under which it separates, but doubtless many of the 
difficulties which were formerly met with in reconciling the results 
of chemical analyses with the physical properties of the castings were 
due to empirical methods ; and with improved knowledge, doubtless^ 
such difficulties will gradually disappear. 

Silicon in Cast Iron. 

All cast iron contains more or less silicon, the usual proportions- 
being from about 0*25 per cent, in specially pure, or in white pig iron^ 
to a maximum about 4*5 per cent, in ordinary blast furnace practice ; 
but pig iron which contains 10 per cent, of silicon is regularly made 
in the blast furnace for special purposes, and 15 per cent, or 18 per 
cent, of silicon can be introduced in the blast furnace if required. 

1 See Note, p. 131. 
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By the use of the electric furnace any proportion of silicon which is 
desired may be obtained ; 30 per cent, and 50 per cent, ferro-silicons 
are now commercial articles, while the element itself can be 
purchased, of about 98 per cent, purity, for less than 10s. per lb. 
The rich alloys are, however, like the element itself, too expensive 
and too infusible to be profitably employed by the iron-founder. 

In reference to the mode in which silicon occurs in cast iron, it 
was at one time believed that silicon was present both in the 
combined and in the graphitic form. But more careful investigations 
conducted in recent years ^ have shown that silicon always exists in 
cast iron as a silicide. This silicide, according to Camot and Goutal,^ 
usually has a composition corresponding to FcgSi, though from rich 
ferro-silicons the compound FeSi has been isolated, while, when much 
manganese is present, a silicide (FeMn)3Si may also occur. 

When irons which contain a considerable porportion of silicon are 
microscopically examined, the silicide is observed in characteristic 
crystalline forms ; but in ordinary foundry iron, in which the silicon 
does not exceed 5 per cent., the silicide cannot be distinguished by 
the eye, as it exists in the form of a solidified solution in the iron, 
and forms part of the structureless matrix from which the graphite 
is at first thrown out, and from which the phosphorus eutectic, if 
present, afterwards separates. 

It was at one time very generally held that silicon was injurious 
in all proportions when present in cast iron, though it had been 
pointed out by Sefstrom, by Snelus, and still more plainly by Ledebur, 
that with irons in which much silicon is present the carbon is wholly, or 
nearly Wholly, in the graphitic state. It was also known that certain 
silicious irons obtained in the United States could be advantageously 
used as softeners in the foundry ; but it may be claimed that there 
was no accurate or quantitative knowledge of the influence of silicon 
previous to 1885, when my first paper on " The Influence of Silicon on 
the Properties of Cast Iron" was published in the Journal of the 
Chemical Society. The principle adopted in connection with these 
experiments was extremely simple, though it does not appear to have 
been previously applied. The practice had hitherto been to 
endeavour to deduce from the analyses of samples produced in actual 
practice the influence of the various elements which were present. 
On account of the number of variables which have to be considered, 

* For an outline of these researches see Metallurgy of Iron ^ p. 197. 

2 Imt. Jour., 1899, vol. i. p. 453. See also P. Lebeau, ibid., 1901 , vol. ii. p. 513. 
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this, which may be called the analytical method, involves a very large 
number of observations being made before any definite conclusion 
can be drawn. For the other, or what may be called the synthetical 
method of investigation, cast iron was first specially prepared so as 
to contain as little silicon and other impurities as possible. It was 
then mixed with ferro-silicon, containing about 10 per cent, silicon, so 
as to give a graduated series of test bars with definite proportions of 
silicon, while the other elements were kept as nearly as possible constant. 
By adopting this method more information was obtained from a 
single series of experiments than could have been gained by many 
years of practical observation, and the synthetical method of 
investigation in the hands of Arnold, Hadfield, Keep and other 
investigators, has since widely extended our knowledge of the 
metallurgy of iron and steel. As applied to cast iron, the synthetical 
method, by elucidating the influence of silicon, gave the key to the 
successful application of scientific knowledge in the iron-foundry. 
Subsequent experiments following similar lines, and particularly those 
conducted by Mr W. J. Keep, have determined with great accuracy 
and completeness the influence of the other elements which are 
present in foundry iron. 

Returning now to the influence of silicon on cast iron, I have a 
series of samples of the turnings obtained from the test pieces pro- 
duced in the original experiments, the results of which were, as 
before mentioned, published in 1885. These samples are arranged 
in order of silicon content. Those who have had any experience in 
the working of cast iron will see at once a marked difference in the 
properties of the various members of the series. Commencing at 
the one end with pure cast iron, the metal was so hard as to be 
cut only with the greatest difl&culty, and the fragments chipped off* 
in small irregular pieces. At the other end of the series the 10% 
silicon pig was so brittle that it could be crushed to powder in a 
steel mortar, though it was too hard to be readily cut in the lathe. 
The intermediate members of the series exhibited gradations in soft- 
ness and working qualities, the samples from about 2 to 3*5% being 
particularly soft, and their turnings are in the shape of those twisted 
spirals which are so characteristic of metal which can be readily 
machined. 

The series therefore illustrates the fact, which cannot be too often 
insisted upon, that cast iron with either too little or too much 
silicon is relatively hard and brittle; and that the proportion of 
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silicon must be varied according to the particular purpose which is 
in view. 
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^ g* g Fig. 15.— Influence of Silicon on the Properties of Cast Iron. ^ 

The pieces from which these turnings were obtained were carefully 
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tested for tensile and crushing strength by Professor Kennedy. 
They were also analysed, the analyses being checked by Mr J. P. 
Walton, and the results of these tests are embodied in the table 
given on page 60. These results may be conveniently expressed 
graphically as in fig. 15,^ from which it will be seen that for crushing^ 
transverse, and tensile strength respectively, the influence exerted 
by silicon is of a uniform character, which may be represented by 
a curve rising to a maximum. But it will be observed that the 
maximum point is different in each case, thus emphasising the 
necessity for a composition in accordance with the special properties 
which are desired in the product. In these experiments the pro- 
portions of silicon corresponding to the various properties were 
as follows : — 

Maximmn hardness. 

Crushing strength. 

Modulus of elasticity, 

Density in mass. 

Combined crushing and tensile strength ; 

transverse strength. 
Tensile strength, 
Softness and working qualities. 

But it must be borne in mind that these values are only true 
under the circumstances of these particular experiments, and the 
most suitable amount of silicon varies according to the proportion 
of sulphur, manganese and other constituents, and also with the 
size of the casting. It has, however, been amply demonstrated in 
actual practice that the figures as above given are approximately 
correct. The hardness in this series of samples was determined by 
the means of a " sclerometer " (see fig. 39), the results being ex- 
pressed by the weight in grams, pressing upon a diamond point, 
required to produce a standard scratch on the polished surface of 
the metal. The result is graphically shown in fig. 16, from which it 
will be noted that the maximum hardness was obtained with white 
iron ; that the hardness steadily decreased with the addition of silicon 
until 2*5 per cent, was reached, when with further addition of silicon 
the hardness was again increased. 

The influence of silicon on cast iron was reinvestigated by Mr W. 
J. Keep of Detroit, and the results of his investigation have since 

^ Metallurgy of Iron, p. 194. 
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been published in a convenient form in a volume entitled Cctst 
Iron — A Record of Original Research, which should be read by 
every one interested in the scientific aspect of iron-founding. 

Mr Keep has pointed out that white iron frequently does not 
give sound castings, and that blowholes lead to lower specific 
gravity and diminished strength; but a small addition of silicon 
eliminates blowholes and produces sound castings. As soon as the 
metal is sound the greatest crushing strength is obtained. This 
condition gives the maximum density; further addition of silicon 
leads to the formation of graphite and diminished brittleness, and gives 
the greatest transverse and tensile strength. When the graphite is 
further increased; the metal is divided by the interspersed graphitic 
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Fig. 16. — Silicon in Cast Iron, Hardness Tests. 



material, which is now in a coarser state of aggregation, and the 
strength and hardness of the casting are decreased. The deflection 
also increases with the increase of graphite, but when the maximum 
separation of graphite has taken place, any further addition of 
silicon causes stiffness or brittleness. 

Mr Keep also drew attention to the important fact that white 
iron shrinks more during solidification than grey iron, and hence on 
adding silicon to white iron the shrinkage is diminished. The 
amoimt of shrinkage closely follows the proportion of combined 
carbon in cast iron — so closely, indeed, that it is found in practice 
that the hardness of the metal may be judged with considerable 
accuracy by a shrinkage test. Hence a shrinkage test acts as a 
control on the proportion of graphite, and indirectly also on the 
percentage of silicon. When discussing the influence of silicon on 
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cast iron, it is customary in some quarters to speak as though the 
only effect exerted by silicon is that due to the separation of 
graphitic carbon. Professor Howe, for example, regards cast iron as 
a mixture of graphite and a metallic matrix, and its strength as 
dependent on the relative absence of the former, and the ap- 
proximation of the latter to steel, and has elaborated this view at 
considerable length, and with characteristic care and ability. (/. <fe S. 
Inst Jour., 1903, i. p. 706). But it is important to recognise two 
other effects produced by silicon in addition to its power of separat- 
ing graphitic carbon. In the first place, both the tensile strength 
and hardness of carbon free iron are increased by the addition of 
silicon, which acts in this respect much like combined carbon in iron 
or steel, but in a less energetic manner.* Excess of sihcon, however, 
like excess of carbon, causes the metal to become crystalline, so that 
rich ferro-silicons are sufficiently brittle to break easily when struck 
with a hammer, and can be readily crushed to powder. Secondly, it 
is noted that the size of the graphite is influenced by the judicious 
addition of silicon, since what may be termed freshly precipitated 
graphite, obtained by adding silicon to a hard iron, is smaller in size 
than that which exists in an ordinary soft foundry iron, and 
consequently the metal is closer in texture and stronger when, by 
the addition of silicon, a portion of the graphite has been thrown out 
of solution in this form. We are therefore justified in claiming a 
specific influence for silicon itself in addition to that which it exerts 
upon the state of combination of the carbon present. In order to 
accurately understand the constitution of cast iron, it is necessary to 
consider not only the total amount of graphite, and the proportion it 
bears to the combined carbon, but also the texture of the graphite 
and the effect of other elements on the matrix in which the graphite 
is found. It will be seen, when discussing the influence of the other 
elements upon cast iron, that each has a specific and beneficial 
influence when present in suitable proportions, though the amount 
which can be introduced with advantage is very much less with 
certain elements than with others. 

Silicon in the Foundry. — From what has already been said, it will 
be evident that, with pig irons of what may be regarded as good or 
normal composition, the regulation of the proportion of silicon is the 

* Additional proof of this statement will be found in the results published 
since these lectures were delivered. (See T. Baker, " Silicon in Iron and Steel " — 
/. d! S. Inst. Jour., 1903, vol. ii. 

^ or THT 
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key to successful foundry practice. The question then arises as 
to the most economical and convenient method of obtaining in 
practice the required proportion of silicon. In special cases it has 
been found advantageous to use ferro-silicon containing 10 per cent, 
of silicon and upwards, and this method was adopted with advantage, 
particularly in France, in 1886. Ferro-silicons, however, possess two 
disadvantages ; in the first place, they are relatively expensive, and 
are sold at prices varying with the silicon content. Further, they 
diflfer considerably both in fusibility and density from the iron with 
which they are to be mixed, and as a result the product is apt to be 
irregular in composition. When using a mixture of irons which 
diflfer considerably in an analysis, there is also the irregularity 
caused by relatively small errors in the order, or the time, of charging 
the metal into the cupola; On the whole, therefore, it is found more 
economical to use a mixture of such irons as are commonly met with 
in practice, and this method of mixing has the advantage of ensuring 
greater uniformity both in the supply and in the product. The 
ideal method is for the foimder to have a fairly large stock, including 
several kinds of iron, each separate kind being a little too hard, or a 
little too soft, for the general rim of work, but still not very diflferent 
from what is required. By mixing these irons in suitable proportions, 
it is then easy to obtain any composition which may be desired, it 
being, of course, assumed that the composition of each variety is 
already known. 

Sulphur. 

The proportion of sulphur which is met with in foimdry irons is 
usually small, and while the carbon and silicon are expressed in 
percentages, the sulphur is returned by the analyst in lOOths, or at 
most lOths of one per cent. It may be noted as a curious fact that 
American irons are generally much freer from sulphur than are 
many varieties produced in the United Kingdom. Despite the 
small proportion of sulphur which is usually present in foundry irons, 
its influence is so energetic that it deserves special attention, since 
relatively small variations may entirely change the character of the 
product. Briefly stated, the eflfeot of sulphur is to counteract that 
of silicon ; it leads to the production of combined carbon, and con- 
sequently to increased shrinkage and hardness. On the other hand, 
metal which is unusually free from sulphur is apt to be somewhat 
too soft, and a little wanting in strength and rigidity. It is not 
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possible to give any figures which would be of general application, 
but the iron-founder would usually be safe in considering that one 
part of sulphur will neutralise the useful effect of at least 10 parts 
of silicon. For soft fluid castings the sulphur should be as low as 
possible, or say about '03 to '04 per cent. For strong metal 
about '07 per cent, gives good results ; but it is doubtful if it is 
advantageous under any circumstances to introduce more than 
about 0*10 per cent, sulphur into foundry mixtures. The sulphur 
which is present in cast iron exists as sulphide of iron, which is 
readily fusible, and is probably the last constituent to solidify as 
the metal cools. As a result, the sulphur is apt to be very 
unequally distributed in a mass of iron, sometimes being found 
chiefly in the upper and outer part of the pig, as when much 
manganese is present ; but in other cases the sulphur collects chiefly 
in the centre of the casting. Considerable care is therefore necessary, 
in order to obtain a fair average result, when sampling pig iron 
for the purpose of analysis. 

Phosphorus. 

It has already been mentioned that the whole of the phosphorus 
which is present in the ore charged into the blast furnace is reduced 
and passes into the pig iron, and that, consequently, the content of 
phosphorus from a given ore mixture is approximately constant. 
(See page 13.) 

Phosphorus exists in cast iron in the form of phosphide, which is 
readily fusible, and which in its pure state is brittle and comparatively 
hard. It has been shown by Stead ^ that more than one phosphide 
exists in iron and steel, though the one usually met with has a 
composition corresponding with the formula FcgP. This is dissolved 
by the iron imtil the proportion of phosphorus reaches about 1*70 
per cent., after which the phosphide separates in the free state. 
Carbon tends to throw the phosphorus out of solution, though this 
action is not complete even with 3*5 per cent, of carbon. It will be 
seen that a grey phosphoric iron, when viewed under the microscope, 
consists of three parts : (a) the imiform ground or base consisting of 
iron, silicon, and manganese; (b) graphite; (c) the phosphorus 
eutectic. (See fig. 50.) 

A small quantity of phosphorus when present in pig iron is found 
1 /. dk'S, Inst. Jmr,j 1900, vol. ii. p. 60. 
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to be advantageous for many purposes, as it gives greater fluidity^ 
and at the same time increases the strength of the metal. But with 
larger porportions of phosphorus the phosphide remains fluid while 
the rest of the metal solidifies, and being deposited throughout the 
mass, it causes the casting to be brittle, and to fracture easily from 
shock. So characteristic is this effect of phosphorus that in practice 
it is found possible to tell approximately the proportion which is 
present in a sample of pig iron by the readiness with which a pig 
of a given grade will fracture when thrown upon the pig breaker. 
The ready fusibility of the phosphide eutectic causes phosphoric 
iron to be imsuitable for application where the metal has to resist 
high temperatures, as in the case of ingot moulds, fire-bars, etc., for 
which purposes hematite iron should be employed. For ordinary 
strong castings of good quality about 0*5 per cent, of phosphorus 
gives excellent results, while for the general run of foimdry practice, 
where fluidity and soimdness are of more importance than strength, 
from 1 to 1 '5 per cent, phosphorus may be allowed ; but beyond this 
higher limit the further addition of phosphorus causes such marked 
brittleness as to allow of the metal being used only for very inferior 
purposes. The presence of phosphorus appears to have little or no 
effect on the proportion of combined carbon, but it reduces the 
shrinkage, its action in this respect being direct, and not chiefly 
through its action on carbon, as is the case with silicon. ^ 

Manganese. 

Iron can be purchased commercially containing any proportion 
from 0*1 to about 90 per cent, of manganese. The richer alloys are 
known as ferro-manganese. Intermediate irons containing from 
about 5 to 20 per cent, of manganese are called spiegels. With 
metal so rich in manganese the iron-founder is seldom concerned, 
though for special purposes the addition of a small quantity of 
ferro-manganese, as a softener, is occasionally recommended, 
particularly with sulphurous irons. The presence of manganese 
tends to increase the proportion of combined carbon, and hence 
increases the hardness and shrinkage, but decreases the fluidity of 
the metal. Mr Keep calculated that an addition of 1 per cent, of 
manganese leads to an increase of 40 per cent, in the hardness of 
the metal. Strong irons usually contain a certain proportion of 
1 See Keep, Cast Iron, p. 79. 



Digitized by VjOOQIC 



MANGANESE 65 

manganese, but it is doubtful if it is ever beneficial to introduce 
more than 1 per cent, in ordinary foimdry practice. 



We have now considered those elements which are invariably 
present in greater or less proportion in cast iron. Before leaving 
the subject, a few words may not be out of place in reference to a 
few other elements which occur less frequently. 

AlnTBinnni. — It was anticipated at one time that an extensive 
application of aliuninum would be met with in the iron-foimdry, 
as the influence of this metal is very similar to that which is exerted 
by silicon, except that aluminum is more energetic in the conversion 
of combined carbon into graphite.^ The use of aluminum for foundry 
purposes was very carefully studied by Mr Keep, who concluded 
that for ordinary foundry use silicon was, on the whole, to be 
preferred. The disadvantages in the use of aluminum are that the 
cost is increased, while metal which contains aluminum is less fluid 
than ordinary cast iron, and appears to have a skin upon its surface 
which prevents it filling the crevices of the moulds. This skin is 
also apt to break away in the form of scum, which forms irregular 
patches on the surface of the casting. The amoimt of aluminum 
required is so small that the presence of rather more oxygen than 
usual in the metal may result in little or no aluminum remaining 
in the casting, and hence the product is apt to be very irregular. 
A.t the same time it must be acknowledged that when just the right 
proportion of aluminum can be introduced the product is often 
exceptionally good. 

Arsenic is frequently present in small quantities in cast iron. Its 
action resembles that of phosphorus, but the quantity is usually not 
sufl&cient to cause the iron-founder any anxiety. 

Copper is not an imcommon constituent, but the amoimts which are 
usually present cause no trouble to the iron-founder. In small 
proportions it is usually rather beneficial than otherwise. The 
same can be said of nickel in quantities not exceeding about one 
per cent. 

^ See Melland and Waldron, ** The Influence of Aluminium on the Carbon in 
Cast Iron," Jour. L and S. Inst,, 1900, vol. ii. p. 244. 

5 
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Titanium is not an unusual constituent of cast iron, though the 
amount present is seldom over 1 per cent. It imparts a characteristic 
velvety mottled appearance to the fractured surface of. grey cast iron, 
which is seen in fig. 17. This sample contained 0*28 per cent, of 
titanium. In the proportions in which titanium is usually present 
it does not appear to injuriously affect the physical or mechanical 
properties of cast iron, or to alter the proportion of graphite, or the 
power to chill. On the other hand, Bahlson states that a small 



Fio. 17. — Titaniferous Pig Iron. 

quantity of titanium, when present in cast iron, leads to increased 
bending and tensile strength. ^ 

Composition of Strong Cast Iron. 

Having thus briefly discussed the influence of each of the elements 
with which the iron-founder has to deal, it may be well now to 
consider what may be regarded as a typical cast iron for general 
foundry purposes. Here it should be mentioned th^t no particular 
kind or grade of cast iron is equally good for every purpose. There 

^ Iron and Steel Inst, Jour,, 1902, ii. p. 660. 
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is in fact no " good " or " bad " cast iron, as metal which is entirely 
unsuitable for one purpose may be exactly what .is required for 
another. As a typical example of good cast iron we may take the 
material which is employed by the engineer for best qualities of work, 
where strength, solidity, fluidity, and good working qualities are 
required. Such a metal, with relatively gmall alterations of its 
silicon and other constituents, can be made to answer for any other 
purpose in the foundry. Examination of a large number of results 
of chemical and mechanical tests, including those of the American 
Commission on Metal for Cannon in 1856 ; the Cast Iron Experi- 
ments conducted at Woolwich in 1858 ; of my own experiments; and 
of a number of tests recorded by other observers, ^ show that with 
cast iron the maximum tensile strength is obtained with about 94 
per cent, of metallic iron, and with the other elements in approximately 
the following proportions : — 



Graphitic Carbon . 


2-5 


Combined Carbon . 


0-5 


Silicon 


1-5 


Phosphorus 


•55 


Manganese 


1-00 


Sulphur . 


•075 
j_i- - i? . J -_- 



Starting with this typical composition, the founder can vary his 
mixture according to the work which may be in hand, having in 
view the requisite strength, fluidity, price, or other special conditions 
which may be necessary. In cases where the metal is required to 
chill, the proportion of silicon usually varies from about '6 to 1 
per cent., the amount depending upon the depth of chill needed and 
the size of the casting ; a lower silicon being naturally employed 
with larger mases of metal. If a fluid or thin iron is wanted the 
silicon may be increased to about 3 or 3*5 per cent, and the phos- 
phorus to 1*5. For such material a lower manganese is usually to 
be recommended, and the metal should be cast at a rather higher 
temperature than usual. For the production of castings with very 
fine surfaces, fluid metal with high graphitic carbon and relatively 
high in silicon and phosphorus is employed, and it is important that 
the metal should be poured at the right temperature. Smooth finely 
dressed patterns, which are often of polished metal, are used, and the 
moulds should be made with sand of good uniform quality, and should 

^ For particulars, see Metallurgy of Iron^ p. 238. 
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be well vented. In some cases considerable stress is laid upon the 
character of the "facing" applied to the surface of the mould, 
though excellent results are obtained in other foundries in which no 
special facing is applied. 

Composition of American Fomidry Iron. 

As there is often a distinct difference in the composition of American 
and British cast iron of the same grade, owing to the former being 
somewhat lower in sulphur and silicon, it may be well here to include 
a series of typical specifications for the chemical composition of 
American foimdry irons, as given in the recently issued and valuable 
Report of the British Iron Trade Commission of 1902 (page 236). 

Special Hard Iron (Close Grained), 

Silicon must be between 1*2 and 1*6 per cent, (below 1*2 the 
metal will be too hard to machine ; above 1 '6 it is liable to be 
porous unless much scrap be used). 

SvXphur must not exceed 0*095 per cent., and any casting showing 
on analysis 0*115 or more of sulphur wiU be the cause for rejectment 
of the entire mix. (Above 0*115 per cent., sulphur produces high 
shrinkage, shortness and " brittle hard " iron. Exceptionally, how- 
ever, as for frictional wear in brake shoes, etc., the sulphur may run 
up to 0*15 per cent.) 

Phosphorus should be kept below 0*7 per cent^ unless specified 
for special thin castings. (High phosphorus gives brittle castings 
under impact.) 

Manganese should not be above 0*7 per cent., except in special 
chilled work. 

Medium Iron, 

Silicon to be between 1 '4 and 2 per cent. (Silicon at 1 -5 gives 
the best wearing result for gears.) 

Stdphur must not exceed 0*085 per cent., and any casting showing 
on analysis 0*095 per cent, or more of sulphur will be the cause for 
rejectment of the entire mix. (Sulphur preferred at 0*075 to 0*08 
per cent.) 

Phosphorus should be kept below 0*7 per cent., except in special 
work. 

Manganese should be below 0*7 unless otherwise specified. 
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Soft Iron. 



Silicon must not be less than 2*2 nor more than 2*8 per cent., 
with a preference for about 2*4. (Below 2*2 per cent., small 
castings will be very hard ; above 2*8 large castings will be some- 
what weak and have an open grain.) 

Stdphur in no case must exceed 0*085 per cent. High sidphur 
makes iron " brittle short " and causes excessive shrinkage. 

Phosphorus should be kept below 0*7 per cent., except in cases 
where great fluidity is required, as in thin stove plate, when it may 
run up to 1*25 per cent. Phosphorus makes iron brittle under 
impact. 

Manganese should be kept below 0*7 per cent., except in chilled 
work. For a heavy chill the manganese may vary from 0*7 to 
1*25 per cent. 



Having thus briefly considered the general character and com- 
position of the metal employed by the iron-foimder, I propose in the 
next lecture to deal with the arrangement of the iron-foimdry, with 
the work conducted therein, and with some of the most important 
problems with which the founder is beset. 
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THE FOUNDRY. GENERAL ARRANGEMENT. METHODS OF RE- 
MELTING CAST IRON. THE CUPOLA. VARIETIES OF CUPOLAS. 
FUEL USED IN REMELTING. CHEMICAL AND PHYSICAL 
CHANGES DUE TO REMELTING. MOULDS AND MOULDING. 
HAND AND MACHINE MOULDS. FOUNDRY LADLES. POURING 
AND POURING TEMPERATURE. COMMON TROUBLES OF THE 
IRON-FOUNDER. INFLUENCE OF SHAPE AND SIZE ON THE 
STRENGTH OF CASTINGS. 
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LECTURE IV. 

The Foundry. 

In many cases the iron-foundry is a part of a larger imdertaking, 
«,nd has grown up as the necessity has arisen for the production of 
castings to supply the needs of the establishment. As a consequence 
the space occupied is small, the moulding shop is dark, badly ventil- 
ated, and in many cases not provided with any heating apparatus for 
use during the winter months. Mechanical appliances, too, are 
conspicuous by their absence, and there is apt to be a general want 
of attention and care, which imder such circumstances cannot fail 
to react upon the workmen, and upon the character of the work 
produced. 

The ideal foundry is a large well-lighted building, rectangular 
in plan, erected on a level site, close to railway and water com- 
mimication, and with plenty of room aroimd the building for sidings, 
stores, light, air, or future extensions. The buildings should be con- 
structed so as to be well ventilated in summer, and warmed in the 
depth of winter. 1 The working floor is of earth, but sufl&cient 
tram-lines should be provided to allow of ready transport of heavy 
material. One or more large over-head traversing cranes should be 
provided, and also a number of smaller jib cranes, so as to allow of 
the ready handling of heavy moulds and castings. Lastly, due 
attention should be paid to the sanitary arrangements for the con- 
venience of the men, and these should include facilities for washing, 
and for some change of clothes, so that the moulders when they 
leave work may be able to do so with self-respect, and be in a fit 
state to travel in a public conveyance. 

^ See paper by W. H. Carrier, ** On Heating and Ventilation of Foundries and 
Machine Shops." Amer. Foundrymen's Association, June 1 903. 
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As an example of a modem foundry in the United Kingdom, may 
be taken that of the British Westinghouse Co., Manchester. This 
foimdry is represented in plan in the folding plate, fig. 18, and in 
cross section in fig, 19. The main building is about 600 ft. long by 
170 ft. wide, and is lofty and well ventilated. There are in addition 
separate stores, pattern shops, and covered pig yards as indicated in 
the drawings. 

It will now be convenient to enter such a foundry with the pig 
iron, and to follow it through the various processes which result in 
the production of a finished casting. It has already been mentioned 
that in some cases castings are produced from metal taken direct 
froin the blast furnace, but the use of fluid metal in this way is 
naturally of very limited application and is not to be recommended 
for best work. In the great majority of cases the iron is first cast 
in moulds at the furnaces, and the founder receives his metal in the 
form of pigs, which have been run in sand. For this sand an 
allowance by weight is made at the furnace. The iron is generally 
stacked in a pig yard, which usually contains at least three or four 
varieties of pig iron. It is advantageous when possible to have the 
pig yard under cover. The foimder, by having fairly large stocks of 
selected iron on hand, is able to obtain a much more imiform product 
than would be possible with the use of direct metal or of a single 
brand. The ideal foundry mixture is, as already mentioned, one 
which consists of several varieties of irons which do not vary too 
much in chemical composition, hardness or density, and which will, 
on remelting, readily mix so as to yield a thoroughly imiform product. 

Eemelting Cast Iron. 

There are four chief methods which are in regular use for the 
remelting of cast iron in the foundry. 

1. Clay Crucibles are heated in a wind furnace fired by coke. 
The charge in each crucible usually does not exceed about 70 lb., 
and for experimental purposes is often much less. This method 
of melting is the most expensive in fuel and labour, and is only 
adopted on a small scale for the production of malleable castings, 
or for other special purposes. 

2. The Air Furnace is frequently used where metal of special 
uniformity is required, as for example in the production of chilled 
rolls. The furnace employed for this purpose is of a simple rever- 
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beratory type, the chief point in the construction being that the 

roof is arched downward, 

so as to reduce the space 

in the melting part and 

pj cause the flame to play 

•J over the surface of the 

M metal. The fuel used is 

1 coal, and the furnace has 

"g a sand bottom. This 

^ method of melting has the 

j| advantage of supplying a 

B large bath of metal of 

fl imiform composition, and 

•^ also allows the composition 

pj to be varied, if desired, 

►§ just before the metal is 

1^ poured. A section of such 

go a fvimace is given in fig. 

i| 20, and this may be re- 

J garded as a typical example 

^ of the air furnaces employed 

*^ in South Staffordshire. 

I 3. The Siemens Begen- 

s* erative Furnace is now 

- being used in a number 

^ of foimdries, particularly 

"^ in America, for the pro- 

^ duction of malleable cast 

-§ iron. For this purpose the 

^ acid lined furnace with a 

^ sand bottom is employed, 

M and grey cast iron is melted 

o with sufficient scrap to 

. give a suitable composition 

£ for use in the annealing 

oven. These furnaces are 

relatively economical in fuel 

and labour, and allow of the 

production of a metal of definite composition, but for general work 

they cannot compete in economy with the cupola. 
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4. The Cupola, or small blast furnace, is the form of apparatus 
which is in use in the vast majority of foimdries throughout the 
world, and which is, on the whole, the cheapest and the most con- 
venient arrangement for remelting cast iron for foimdry purposes. 

Cupolas are generally circular in section; they are lined with 
ganister, fire-brick or other non-conducting refractory material ; and 
are driven with low pressure blast at or about the atmospheric 
temperature. Hard coke is generally used for fuel, though occasion- 
ally charcoal or gaseous fuel is employed. A small quantity of lime- 
stone is usually added, as it fluxes off" the sand adhering to the pigs, 
or the silica produced by oxidation of the silicon in the iron. It 
also combines with the ash of the coke, and tends to diminish the 
amount of sulphur which enters into the iron. The blast is driven 
either by a fan, or more generally by a Roots or other positive 
blower, the pressure being measured in ounces per square inch. The 
blast is generally introduced through twyers situated round the zone 
of fusion. 

Varieties of Cupolas. 

Cupolas vary from an old boiler tube, lined with a ramming of 
sand, and fitted with but one twyer (an arrangement which answers 
sufficiently well for small temporary purposes), to larger and more 
complex structures capable of melting up to 500 tons per day. 
Much ingenuity has been expended in the construction of various 
modified forms of cupolas, the object generally being the reduction 
of fuel consumption, and the production of a more uniform iron. 

The different kinds of cupolas in actual use, or which have been 
proposed from time to time, are legion. In 1887 M. A. Gouvy, in a 
paper on cupolas, described no less than thirty-three different kinds, 
most of which were German. This list did not include the majority 
of types used in the United Kingdom. 

Cupolas may be conveniently classified according to internal shape 
and arrangement of the hearth ; the method of introduction of the 
air supply ; and the kind of fuel employed. Taking these characters 
in order and dealing first with the, internal shape, cupolas may be 
divided into three kinds. 

(1) The old solid bottomed type, which is represented in fig. 21, 
and which is in pretty general use in small foimdries in the 
United Kingdom. It has the advantage of being cheap and 
easy to work, but is only to be recommended for smaU 
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outputs. The charging door, charging platform, tapping 
hole, blast main, blast pipes, and 
twyers are suflBciently indicated 
on the diagram. 

(2) Drop bottom cupolas are generally 

employed with large outputs in 
the United Kingdom and are in 
special favour in America. The 
advantage of this system is, that 
when melting is finished the 
bottom can be readily removed 
and the cupola cleaned and re- 
paired. A cupola of this type is 
shown in fig. 22. 

(3) Cupolas with a receiver^ of which 

the Stewart's "Rapid" is a well 





Fig. 21.— Solid Bottomed Cupola. 



Fig. 22.— Drop Bottom Cupola. 



known type, are in use in many foundries in the United 
Kingdom. Such a cupola is illustrated in fig. 23. These 
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Fig. 28. — The ** Rapid " Cupola, with separate Receiver in Elevation and Sections. 
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furnaces are driven with a forced draught in the ordinary- 
way, and the special point is that they are provided with a 
separate receiver in which metal can be allowed to accumu- 
late so as to obtain an iron of special imiformity in such 
quantity as may be required. In cupolas which are not 
provided with a separate receiver the amount of metal which 
can be accumulated at one time is determined by the 
vertical space between the bottom of the hearth and the 
point at which the air enters. By a suitable size and shape 
of hearth many of the advantages of a cupola with a receiver 
can be obtained without having a separate outside vessel. 
When regarded from the point of view of the method whereby the 
air is supplied, cupolas may also be divided into three kinds. 

(1) Cupolas with one row of twyers. — In ordinary practice the 

air enters under pressure, through openings placed in a 
horizontal plane around the sides just above the hearth. 
Various attempts have been made to heat the air, or to 
inject fuel with the air, but these have not been successful. 
The reason no doubt is, that the combustion which takes 
place in a cupola is essentially diflferent in character from 
that occurring in a modem blast furnace, where, it will be 
remembered, the air is almost instantaneously converted 
into carbon monoxide on entering the hearth. In the 
cupola, on the other hand, carbon dioxide is first produced, 
and this is converted into monoxide higher up in the cupola 
on coming in contact with heated coke. As the carbon 
monoxide is not wanted for any reducing action, any excess 
bums to waste at the throat of the cupola. 

(2) Cupolas with more than one row of twyers. — In Ireland's cupola, 

which was introduced about 1860,^ two rows of twyers 
were employed, and the cupola was provided with boshes like 
a blast furnace. Such a form is found to give very 
satisfactory results with large outputs, the introduction of 
air higher up in the cupola being advantageous, as it leads 
to the more complete combustion of the carbon monoxide 
produced as above explained. The Greiner and Erpf cupola 
is of this type, and has met with much favour in Germany ; 
it is provided with a circle of five or six twyers aroimd the 
melting zone, while about 12 or 18 small twyers, each about 
^ For illustrated description, see F. Kohn, Iron and Steel Manufacture^ p. 53. 
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one inch in diameter, are placed around the furnace higher 
up in a spiral form. 
(3) StLction Cupolas, — In other cases the air for combustion, 
instead of being forced in under pressure, is aspirated by 
means of a steam jet arranged in a tube or chimney 
connected with the cupola. The Woodward cupola which 
was introduced in 1860^ is of this type; and more recently 
the Herbertz cupola, which is of the same class, has met 
with considerable favour in Germany. In cupolas of this 
construction the air is admitted through a circular slit or 
ring around the melting zone of the cupola. 

Fuel XTsed in Bemelting. 

It is unnecessary to deal in detail with the classification of cupolas 
according to the kind of fuel they employ, since, as already stated, 
coke is almost universally adopted, though exceptionally charcoal, 
gaseous fuel, or even oil may be employed. 

The coke most generally used is oven coke of good quality, what 
is known as 72-hour coke being preferred in the United States. It 
should be bright and hard, low in sidphur, and should contain as 
little ash as possible. Retort oven coke, i.e. coke made in bye- 
product ovens, gives good results in the cupola, if it is free from 
excess of ash and sulphur. The question of strength is not so 
important in cupola practice as in blast furnace work. The con- 
sumption of fuel varies according to the eflBciency of the cupola, the 
care of the melter, and more particularly with the quantity of iron 
which is melted per day. With good average work in the United 
Kingdom about 2\ cwts. of coke are required per ton of pig iron. 
This may be increased to more than twice as much with small 
outputs, while with especial care and large yields as low a fuel 
consumption as IJ cwts. per ton of pig iron is sometimes recorded. 
In the United States it is usual to return the fuel consumption or 
^* melting ratio" in lbs. of iron melted per 1 lb. of coke, and in 
practice it is found that 1 lb. of coke should carry from 8 to 16 lbs. 
of pig iron. In some foundries considerable preventable waste of 
fuel occurs. One instance was brought under my notice some years 
ago where the coke consumption was over 12 cwts. per ton of pig 
iron melted. The gentleman who owned the foundry was attending 

^ For illustrated description, see F. Kohn, Iron and Steel Manufacture, p. 53. 
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a course of lectures similar to those now being delivered, and at first 
doubted the correctness of my figures as to coke consimaption ; but 
by merely directing proper attention to this point, and without 
introducing any special appliances, he was able to save more than one 
half of the coke, and yet obtain perfectly satisfactory results. In 
making comparisons it is important to state whether the blank 
charge used in heating up the cupola is calculated, and also if the 
test has been conducted over a sufficiently long period to allow of 
uniform results being obtained. 

Chemical and Physical Changes due to Bemelting. 

It is well known to practical founders that grey cast iron, when 
remelted, either in the cupola or in the air furnace, becomes harder 
with each melting, until ultimately it is quite unsuitable for 
ordinary foundry purposes. So long ago as 1853, Sir William 
Fairbaim performed a series of experiments in order to ascertain the 
exact effect of remelting. He took a soft grey iron containing 
upwards of 4 per cent, of silicon, and remelted it in an air furnace 
18 times, a sample bar being taken from each remelting. I am 
fortunately able to show a quantity of drillings taken from represent- 
ative bars prepared in this series of experiments, the samples having 
been preserved at the time by Professor Unwin. It will be seen that 
the turnings exhibit the general character of the silicon series, being 
very hard at the one end, somewhat hard at the other, and quite 
soft in the middle of the series. The conclusion at which Sir 
William Fairbaim arrived was that iron improved up to the twelfth 
melting, after which it rapidly deteriorated. 

On analysing the samples in 1886, I was able to ascertain the 
cause of the changes which took place. The result of the analyses is 
given in the following table : — 

CoMPOsiTON OF Test Bars from Sir W. Fairbairn^s Expbrimbnts. 



No. of 
Melting. 


Total 
Carbon. 


Combined 
Carbon. 


Silicon. 


Sulphur. 


Manga- 
nese. 


Phos- 
phorus. 


\ 


1 
8 
12 
15 
14 
16 
18 


2-67 
2-97 
2-94 
2-98 
2-87 
2-88 


0-25 
0-08 
0-85 
1-31 
1-75 

2''20 


4-22 
3 21 
2-52 
2-18 
1-95 
1'88 


0-03 
0-05 
0-11 
0-13 
0-16 
0-20 


1-75 
0-58 
0-33 
0-23 
0-17 
12 


0-47 
0-53 
0-55 
0-56 
0-58 
0-61 


1 

1 
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These results can be graphically represented as in fig. 24. As 
the proportion of sulphur is relatively small, and its eflfect most 
important, the percentages of this element are, in the diagram, 
multiplied by 20. 

It will be seen from these results that during the remeltings the 
silicon steadily decreased, while the sulphur and combined carbon 
increased, the natural effect being that the metal gradually became 
harder, and when the 12th melting was passed became too hard, and 
was ultimately weak and brittle. 

It is interesting to compare fig. 24 with fig. 14, since it will be seen 
that there is a marked similarity in the direction of the changes. In 
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Fig. 24. — Changes in Composition due to Remelting Cast Iron. 

other words, starting with an open grain iron, and remelting, all 
grades can 'be obtained from open grey to quite white. 

The general principles observed in these experiments have been 
amply confirmed by many later investigators, and are of considerable 
importance, since the nature of the changes which take place in the 
remelting of cast iron in the air furnace are the same as those which 
take place in the cupola, the Siemens steel furnace, or the Bessemer 
converter. It is of course a fallacy to suppose that mere remelting 
either improves or deteriorates the quality of the cast iron. The 
effect of remelting will chiefly depend upon whether the iron already 
contains too much graphitic carbon and silicon. If so, remelting will 
be advantageous ; if not, then remelting will be injurious. The 
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practical founder should remember that when grey cast iron is re- 
melted in the cupola it usually loses about 0*25 per cent, of silicon, 
and takes up about '03 per cent, of sulphur, so that in calculating 
foundry mixtures a suitable allowance must be made for the effect 
which rem^lting will produce. 

Moulds and Moulding. 

While the metal is being thus remelted in one part of the foimdry, 
the moulds into which the fluid iron is to be poured are being prepared 
by the moulders in an adjoining shop. Moulds may be conveniently 
divided into four kinds, each of which is used for a special class of 
casting. 

(1) Oreen Sand Moulds. — These are the cheapest and most readily 
prepared, and are in use for the majority of purposes. They 
are made in a great variety of shapes and sizes, and of varied 
intricacy. The term "green" sand does not refer to the 
colour of the sand, but is used because the moulds are not 
specially dried or otherwise prepared, the sand being used in 
its raw or green state. The moulds are made in boxes or 
"flasks," which are retangular in shape and which in the United 
Kingdom are made of iron, though in America wooden flasks 
are commonly employed. The relative advantage of the 
two kinds has been much discussed. Iron boxes can be 
made in the foundry ; they last longer, and when done with 
can be remelted; the cost is therefore trifling. Wooden 
flasks, on the other hand, are lighter, and when worn out can 
be used for firewood. On the whole, light iron boxes are to 
be preferred where there is a constant demand for work of 
the same kind. The sand to be used for the preparation of 
the moulds should first be sieved to remove shots of iron or 
Imnps, and should then be damped and thoroughly mixed. 
A suitable casting sand is fine in texture and refractory, and 
should absorb sufficient water to allow of its becoming firm 
when rammed or pressed, but must still retain considerable 
porosity, as upon this property the success of the casting 
largely depends. The sand should not be too wet, or it will 
interfere with the free exit of the gases, and either prevent 
the mould from being properly filled or lead to the produc- 
tion of blowholes. Before the mould can be made, it is of 
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course necessary to provide a suitable pattern of the article 
which is required. These patterns are generally made of 
wood, in a separate shop, by patternmakers.^ For special 
work, iron patterns are employed, and occasionally patterns 
are made of gun metal, of polished German silver, or other 
metal. In some foundries where there is a considerable 
variety of work, and some of the patterns may be repeated at 
only long intervals, there is a tendency for patterns to 
accumulate and to occupy a great deal of space. This should 
be avoided as far as possible, as it is better to make a new 
pattern when necessary than to store a number of old ones 
which require space and trouble for their preservation, and 
which, apart from the danger of fire, are often found to be 
more or less deteriorated when again required for use. 



a, board ; &, casting box ; c, simple patterns ; dy sand. 
Fig. 25. —Simple form of Patterns and Mould. 

Perhaps the simplest example of moulding is with castings 
such as are represented in fig. 25, where articles are 
required, one side of each of which is flat and the rest of the 
pattern contains no re-entering angles. In such a case the 
patterns are placed face downwards on a board, the flask is 
then put in position above the patterns as shown, sand is 
thrown into the box and lightly rammed. When the mould 
has been thus filled it is " vented" (by means of a tool like 
a steel knitting needle stuck in a wooden handle) so as to 
allow of the ready escape of gas. It is then inverted, the 
board removed, and the patterns gently tapped and taken 
out. A channel called the "git "or "gate" is provided, so 
as to allow the metal to enter the mould, and also, if necessary, 

^ The subject of pattern making is very important to the founder, but scarcely 
comes under the head of metallurgy. J. L. Gobeille has recently given an illus- 
trated account of a Modern Pattern Shop. — Jour. Amer. Foundrymen^s Assocn,, 
June 1903. 
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to pass from one part of the mould to another. A flat box 
filled with sand is clamped in position, to replace the board 
which originally held the pattern, and the mould is ready 
for pouring. In moulding it is of course essential that the 
sand should be rammed sufficiently to give an accurate im- 
pression of the pattern, but hard ramming should be care- 
fully avoided, as this not merely involves additional labour 
but renders the sand too dense and helps to produce blow- 
holes in the castings. 

The number of articles having flat sides, as in the above 
very simple illustration, is of course comparatively small, 
and usually the pattern is made in two (or more) parts, one 
of which is provided with pins, and the other with sockets. 




a and &, casting box, top and bottom 
halves ; e and dy pattern, top and 
bottom halves ; e, casting sand ; 
/, gate. 
Fig. 26. — Simple Pattern and Flask. 



A, core ; B, green sand ; C, separate 
part 

Fig. 26a.— Simple Cored Mould. 



One half of the pattern in such a case is placed on the 
board and rammed with sand as before. The box is then 
inverted, and the other half of the pattern is placed hi 
position ; a little fine sand, called parting sand, is then dusted 
over the surface of the mould so as to prevent any sticking 
of the sand to the other portion of the mould which has still 
to be made. The other half of the flask is now placed in 
position; it is kept in place by pins or wedges, and is 
rammed as usual. When this is finished (see fig. 26), the 
upper part of the mould is removed, and should take with it 
the upper half of the pattern, one half of each pattern remain- 
ing in the upper portion of the mould. The patterns are 
then gently tapped and removed, the two parts of the flask are 
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placed in position again, and the mould is ready for use. In 
a great many cases, however, articles are required in which 
it is impossible, on accoimt of re-entering angles or internal 
spaces, to make a pattern which could thus be divided into 
two parts. It is therefore necessary to make the mould in 
sections, as in the simple case shown in fig. 26a, where it is 
necessary for the part C to be separate from the main parts 
of the mould A and B. For parts which lie inside the pattern, 
but which are not intended to be filled with metal, cores are 
provided. These are usually made of green sand, and are 
kept in position by iron pins or other means. For small 
work, cores are often made by pressing sand in a suitable 
mould, such work being not imfrequently done by women. 
For larger purposes, as, for example, with the long cores 
which are required in the production of cast iron water pipes, 
cores are made by winding hay bands round a tube, and 
plastering them over on the outside with wet loam, to which 
a certain amount of dung is usually added in order to give 
porosity- The tubes round which the hay bands are wrapped 
are often made in segments, so as to be collapsible for ready 
removal after the metal has been poured. Loam cores must 
be carefully dried before being used, and for this purpose 
special drying ovens are provided in the foundry. In 
modem foundries drying ovens are now very commonly 
heated with gas, and small cores are dried on movable per- 
forated iron trays, which are made to slide in one above 
another until the whole oven is full. Hot air is also in 
favour for core drying. 

On accoimt of the cost and labour involved in the pro- 
duction of loam cores in pipe founding, many attempts have 
been made to introduce some other system of preparation. 
A promising step in this direction is the automatic pipe- 
core forming machine recently uitroduced by Mr W. Jones 
of Stourbridge, which is illustrated in fig. 27. In this 
machine a green sand core is formed upon an iron tube of 
suitable size, which is perforated in places so as to allow of the 
ready escape of gas. To cause the sand to adhere, in the 
first place the tube is covered with a clay wash, and the 
core is shaped by allowing the sand to fall upon the surface 
of the tube, while it is caused to rotate at the rate of about 
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seven revolutions per minute. A smooth steel edge serves at 
the same time to rub off any excess of sand, and to give 
the required shape. By means of an eccentric on the main 
shaft a reciprocating motion is imparted to this steel edge, 
which thus makes about 300 strokes per minute. The cores 
are produced in a clear and rapid manner, and can be 
at once used without drying; they appear to answer 
admirably for pipes of moderate size. 
(2) Dry Sand Moulds are used for special purposes in the foundry, 
the object generally being the production of a single cast- 
ing, without the cost of providing a pattern. The sand is 
first prepared of approximately the shape which is required, 
and while it is dry and comparatively hard, it can be easily 
cut or rubbed so as to give the exact form needed, and the 



Fig. 27. — W. Jones' Pipe Core Moulding Machine. 



A . Adjustable Shelf for carrying Sand. 

B. Bar (Steel reciprocating) shaped to 

suit straight, socket, taper or 
bell-mouth cores. 

C. Core on Core-barrel. 

C,^ Collars same diameter as required 
core. 

C.* Carriage with roller bearings, to 
carry core barrel, adjusted verti- 
cally by means of rack and 
pinion. 

D. Driver (or Sliding Collar) for 

driving core barrel. 

E. Eccentric. 
E.^ Eccentric Rod. 



F. Fly Wheel on Main Shaft 

G, Gear (striking) for driving belt. 
H. Headstock. 

L. Legs to carry tablecasting. 

M. Main Shaft. 

M.^ Main Shaft Brackets. 



P. 

E. 
E^ 



T. 
W. 



Pulleys (fast and loose). 

Rollers to carry reciprocating bar. 

Brackets for ditto. 

Saddle, with adjustable Screw 

motion, carrying roller bracket 

and sand shelf. 
Table or Bed. 
Worm gear, steel worm and wheel, 

machine cut and hardened. 
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metal can be poured without any further special preparation 
of the mould, other than such facing as may be required. 

(3) Loam Moulds are used when large objects with curved sur- 

faces are produced, the commonest examples being sugar 
pans, cast-iron boilers, and similar articles. By this method 
a separate mould must be prepared for each article which 
is cast. It is built up roughly of brick-work in the first 
place, iron tie bars being used as required to strengthen the 
structure, which is then covered with loam, the surface being 
carefully finished to the desired shape. The mould is after- 
wards thoroughly dried before use. Loam moulding is 
relatively troublesome and expensive, and is only employed 
when the shape required is such as cannot be conveniently 
produced by other means. A form of permanent mould for 
such purposes, which only requires the daubing on of loam 
and blacking for each casting, has been described by J. A. 
Murphy, and appears to give rapid and satisfactory results.^ 

(4) Cast Iron Moulds or Chills are used for many purposes in 

iron-founding, among the commonest examples of such 
apjplication being those employed in the bedstead trade. 
When small castings are produced in chills, the upper portion 
of the iron mould is very commonly taken off after the iron 
is solidified, but while it is still red hot, as this prevents the 
chill being too sharp owing to too rapid cooling through the 
range of temperature of from about 900** to 700° C, where, as 
was seen in Lecture III., p. 54, there is an important separation 
of graphite during slow cooling. In producing chilled rolls, 
a composite mould is generally employed, the two ends 
being cast in green sand ; and the centre portion of the 
surface of the rolls, where a hard wearing surface is required, 
being chilled. The weight of the chill should in all cases 
bear a suitable proportion to the size of casting to be 
employed. Chills are not used cold, but at a temperature of 
about 150* C. If chills are used at atmospheric tempera- 
tures a violent explosion may occur on account of the 
moisture from the air which is condensed upon the surface 
of the iron. If the chills are too hot, on the other hand, 
naturally there is the danger of the casting sticking to the 
mould. 

^ J(yur, Amer, FoundrymerCs Association, June 1903. 
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Machine Moulding. 

In foundries where a large number of " repeat " orders, or orders 
of one kind, have to be executed, machine moulding is now very 
commonly applied, and is steadily growing in favour, particularly in 
America. Moulding machines are only used for the production of 
green sand castings, and in such machines it is of course necessary ta 
use flasks and patterns as usual, but the machine largely reduces 
the labour, and increases the uniformity, when work of the same 
class is being continually turned out. Moulding machines cannot 
be used for intricate shapes or re-entering angles, but are especially 
suitable for work of a simple character which allows of the 
patterns being mounted on a board ; or, where the pattern can be 
divided into two parts and mounted, either on two sides of one 
board, as in one class of machine, or on two separate boards, as in 
another form of machine. 

Moulding machines answer admirably with patterns which are 
shallow, or when a number of small patterns can be grouped on one 
plate, when the mould is easy to ram, and when the rammed part 
can be easily withdrawn. In some cases patterns have to be with- 
drawn with a special motion or at an angle. For such work machine 
moulding is unsuitable, as the machine will only lift vertically. 
Work having a good deal of detail, provided it is shallow, can be 
readily done with a moulding machine, as can also cylindrical sections. 
On the other hand, castings of great depth and intricacy, or those 
with middle parts, cannot be so successfully done with machines, 
as by hand. 

An interesting paper on the moulding machine has been 
published by S. H. Stupakoff,^ in which paper the various mechanical 
methods adopted in such machines are outlined, and- a useful classifi- 
cation is given. This may be abridged as follows :■ — 

1. Moulding : (a) bench moulding, (b) floor moulding. 

2. Floor moulding : (a) loam, (6) dry sand, (c) green sand. 

3. Green sand moulding, (a) hand moulding, (b) machine 

moulding. 

4. Machine moulding : (a) operated by hand, (b) operated by 

power. Hand moulding machines are then classified according 
as whether they are stationary or portable ; lever, screw, or 

^ Jour. Amer. Foundrymen's Association, June 1903. 
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geared ; single action or double action ; and according to the 
various methods employed for pressing, stripping, with- 
drawing, etc. Power driven moulding machines are also 
classified into single action, double action, and multiple 
action ; into belt driven, pneumatic, hydraulic, steam, electric 
and vacuum; and according to the methods of ramming, 
drawing, pressing ; the kind of pattern used, etc. 
This classification will give some idea of the large number of 

machines which are now employed, and the very varied size and 

design which have been adopted. 



Fig. 28.— Shank Foundry Ladle. 

The subject of moulding machines has also been considered in an 
illustrated paper by E. B. Gilmour,i who points out that one great 
advantage of such appliances is the great economy of space and 
improved accuracy, as rapping and shaking are not necessary for the 
withdrawal of the patterns. In order to prevent the outer surface 
of the mould becoming too hard, owing to squeezing, it is well to 
place a loose frame, about IJ in. thick, on the top of the flask, and 
when the mould is squeezed this frame is removed and the hard surface 
of sand scraped off the flask. 

^ JoxLT. Am&r. FoundrymeiVs AssocioUion, June 1903. 
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Foundry Ladles. 

The mould having been prepared, and the metal melted in the 
cupola, the iron is tapped out as required into foundry ladles, which 
are made of wrought iron or mild steel, and lined with fire-clay or 
other refractory material, which is of course dried and heated before 
the ladle is used. The size and shape of the ladle will depend upon 



Fig. 29.— Large Foundiy Ladle. 

the work in hand. For small work, hand ladles are commonly used, 
but for the majority of purposes a shank carried by two men is 
employed. For still larger castings the ladle is handled as shown in 
fig. 28. For heavy castings a foundry ladle capable of holding 
several tons is necessary, and this is usually provided with wheels 
and run on a line of rails, as shown in fig. 29. In some cases the 
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ladle is carried overhead by a large traversing crane, but this is 
objectionable owing to liability to accident. In the iron-foundry of 
the British Westinghouse Works, Manchester, the fluid iron is carried 
on what is known as the Colbum trolley track, which consists of an 
overhead rail rolled to a suitable section in order to enable two 
trolley wheels to support the ladle shaft. The ladle is pushed by 
hand, and this method of transport is stated to be extremely 
convenient. (See fig. 18.) 

Fouring and Pouring Temperature. 

Usually the metal is at a temperature above the proper casting 
heat when it is received into the ladle, and it may be necessary to 
wait a short time before pouring. It is important in the casting of all 
metals that the proper temperature of pouring should be selected, 
otherwise, if too high a temperature has been employed, the product 
is apt to have a rough surface, to be deficient in strength, and to 
contain blowholes. On the other hand, with too low a temperature 
the mould may not be properly filled. 

Cast iron is not so sensitive to the effect of variations due to 
pouring temperatures as some other metals, and herein lies one of 
its great advantages, in that castings are not so readily spoiled by a 
little want of care and attention. At the same time it is important 
that cast iron should be poured at the proper heat, and many 
of the minor troubles of the iron-founder are due to want of 
attention in this respect. It is, however, sometimes very difficult to 
ensure exactly the proper pouring temperature, as a nimiber of 
moulds have to be filled out of the same ladle, and it is therefore 
necessary to begin pouring while the metal is a little too hot, while, 
at the finish, it is probably cooler than it should be in order to 
produce the best effects. 

The proper temperature will, of course, vary according to the size 
of the casting, the general rule being that the smaller the work, and 
the more intricate the pattern, the higher must be the temperature, 
in order to obtain the required fluidity. In many cases it is 
necessary to provide two or more gates in a flask, as otherwise the 
iron would not retain its heat sufficiently long to flow into all parts 
of the mould. It is then important that the pouring should be 
properly timed, so that the iron should enter each gate at the same 
moment and so ensure the complete filling of the interstices of the 
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mould. When the casting is sufficiently cooled, the box is opened 
and the sand removed. A considerable amount of sand, however, 
closely adheres to the surface, and with small castings this is usually 
got rid of by means of a tumbling barrel, which is a revolving iron 
box, usually hexagonal in cross section, in which the castings are 
caused to rotate until their surfaces are clean. For larger castings a 
pneumatic sand blast is used with satisfactory results. 

Foundry Costs. 

The cost of producing castings will naturally vary very consider- 
ably according to locality, output, size, quality, and other considera- 
tions, so that it would be quite impossible to lay down any definite 
rules which would be of universal application. By comparison of 
returns obtained from a large number of typical foundries in 
America in 1901 it was ascertained that the average cost of 
producing 100 lbs. of castings was approximately 137 cents, or 
5s. 8|d. This cost did not include rent, taxes, interest, deprecia- 
tion, or other variable charges, and was made up as follows : 



Metal . 


cents. 
76-94 


s. d. 
3 2i 


Melting . 
Moulding 
Cores 


4-36 

•80 

1-61 


2i 


Salaries . 


47-29 


1 ll| 


Miscellaneous . 


5-83 


3 




136-83 


5 8f 



From these figures it will be observed that the cost of the metal 
is more than one half of the total, while the salaries, which 
presumably include wages, absorb over one -third of the whole 
expenditure ; the remainder of the costs added together do not reach 
10 per cent, of the total. In recent years there has been a distinct 
tendency towards increased foundry costs in American practice. 

Common Troubles of the Iron-Founder. 

Before leaving this part of the subject it may be well to refer to 
some of the many troubles which beset the iron-founder and to 
indicate their usual cause and remedy. 
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(1) Shut Ends. — This is the term employed when the metal, 

instead of filling the whole of the mould, has only flowed for 
a certain distance, and then stopped. Such defects are 
usually the result of want of fluidity in the iron, or, in other 
words, are due to the fact that too hard a metal has been 
employed. A small increase in the proportion of silicon, 
with a possible increase in phosphorus, and a reduction in 
sulphur and manganese, will put the chemical composition 
right. Pouring at too low a temperature, or want of proper 
venting, or too wet sand, will, of course, produce "shut 
ends," but these are mistakes which a little care and 
experience should prevent. 

(2) Bough Surfaces. — These may be due to coarseness or want of 

refractoriness in the sand, but are usually caused by the 
metal being either too hot when poured, or too hard. As 
hard metal is thick when melted, it requires a higher 
temperature to ensure fluidity, and hence leads to rough 
surfaces. It is for this reason that silicon contributes so 
much to the smoothness of surface, and freedom from sand, 
in a casting. As Mr Keep points out, in small castings the 
liberation of graphite at the surface prevents the sand from 
burning on ; while with heavy castings the graphite is 
deposited imder the scale, and causes it to peel offj and leave 
a smooth surface. 

(3) Blowholes. — These are a constant source of trouble in some 

shops, while other iron-founders have very little difficulty in 
obtaining sound castings. The commonest cause of blow- 
holes is deficiency of silicon, hard white sulphurous metal 
being particularly liable to this defect. As previously 
mentioned, want of proper venting, or the presence of too 
much moisture in the sand, is also at times responsible for 
blowholes. 

(4) Sponginess or porosity is sometimes the cause of trouble, 

especially where the casting has to contain water under 
pressure. Occasionally cylinders are produced which are so 
porous that water, when under considerable pressure, passes 
through the metal sufficiently fast to form drops on the 
outside of the cylinder, or even to produce fine fountains of 
spray. Porosity is generally due to the presence of a high 
percentage of graphitic carbon in the special form of large 
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flakes, which are shown in fig. 49. When the carbon is in 
a finely divided state, as in fig. 52, there is usually no 
trouble in this respect. Porosity can be overcome by the 
addition of steel or wrought iron to the charge in the cupola, 
or by suitably adjusting the proportion of silicon. A special 
form of porosity is caused by contraction during cooling, in 
cases where there is a want of uniformity in the patterns, aa 
shown in fig. 31. By distributing the same amount of 
metal in a different way, the formation of hollow portions 
such as are here indicated may be largely avoided. 
There are still two other important sources of trouble to the iron- 
founder, due respectively to shrinkage, and to faulty design. The 
causes of these defects are intimately connected, and they now 
demand consideration. 

The iron-founder sometimes seems to run on a vein of ill-luck. His 
castings, though they may appear to be quite perfect when hot, will 
fracture with an audible sound when cooling, or develop cracks or 
fissures on being allowed to stand. It will usually be observed that 
fracture occurs at about the same part of the casting. Sometimes 
this happens when the pattern has not been altered, and when to all 
appearance the procedure is exactly the same as has been successfully 
adopted for weeks, or months, beforehand. Careful examination 
will, however, almost always show that the character of the iron has 
changed, and if the iron-founder is in the habit of taking shrinkage 
tests, he will have observed that the fractures, or "draws" above 
mentioned, have occurred at the time when the shrinkage of his 
metal was abnormally high. It must be remembered not only that 
high shrinkage in itself introduces additional strain in the casting, 
but also that metal with high shrinkage is hard, and consequently 
less ductile and more brittle than softer material. The usual remedy 
in such a case is the addition of a little more silicon to the foundry 
mixture ; or, conversely, a reduction in the proportion of sulphur 
and manganese. A reduction in the proportion of scrap charged 
with the pig iron will not unfrequently accomplish the same purpose. 
In some cases, however, draws are met with where the iron has 
remained constant, but the pattern has been altered. If it should be 
found that the iron is quite satisfactory for a certain number of 
patterns, while, with one or more patterns, draws appear, then it may 
naturally be presumed that the pattern is at fault and not the iron. 
Sometimes, what might appear to be perfectly harmless alterations 
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are made in the length or thickness of the patterns, so as to produce 
a different size, or to give additional strength. If in this way what 
may be called the " balance " of the pattern is interfered with, the 
casting is very apt to crack on cooling, even though the metal be 
tolerably satisfactory in composition. 

In order to understand this effect it is necessary to consider the 
condition of a specimen of cast iron during cooling. If, for example, 
we consider the case of a casting in the shape of a cube of one inch 
square, the outside will naturally cool and become rigid more rapidly 
than the inside ; but all the sides of the cube will be equally affected, 
and the result will be equal shrinkage in all directions. If, however, 
twelve such cubes are placed side by side so as to make a bar of 
twelve inches long by one inch square section, it will now be foimd 
that as the outside and ends cool more quickly than the inside and 










f^ 







A, fracture ; B, increased thickness. 

Fig. 80. — Diagram illustrating Cause 
of Fracture from Shrinkage. 



B indicates probable position of hollow 
place or sponginess due to irregular 
thickness. 

Fio. 31. --Diagram illustrating Cause 
of Spongy Part of* Casting. 

middle, contraction will take place chiefly in the direction of length. 
As a general rule, therefore, it will be found that the thinner the 
casting the greater will be the contraction of length as compared 
with that which takes place in other directions. 

A simple illustration of the way in which fracture can be produced 
by altering the pattern is furnished by a rectangular casting shown 
in plan in fig. 30. If the original pattern, as indicated by the black 
and dotted lines, were satisfactory, but if for some reason the one 
side be increased in thickness as shown by the line B, it is probable 
that during cooling a fracture would take place on the thin side, or 
at A, because the thin side would now contract more than the thick 
side, and cast iron is not ductile, and does not extend under stress. 

In following out the same idea, and starting from a simple pattern 
as shown in fig. 31, if the original uniform rectangular design be 

7 
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altered from the shape as indicated by the dotted line, so as to give 
a large mass of metal in one part, it is probable that during cooling 
a hollow part or spongy portion may develop somewhere towards 
the centre of the larger mass of the casting (as at B), since this 
portion remains longer fluid. Such places are frequently met with 
when there is a considerable change in the thickness of the pattern. 
There is yet another form of faulty design which is responsible for 



Fig. 32. — Fractures of White Cast Iron, showing crystalline structure- 
after Outerbridge. 

weakness in iron castings, and which is connected with the crystal- 
lisation of the metal during cooling. If, for example, some sulphur is 
melted and is poured into a mould and then allowed to cool slowly, 
it will be found on fracture to have developed a crystalline structure, 
and that the crystals have been formed at right angles to the cooling 
surface. Cast iron crystallizes in the octahedral system, and though 
its power to crystallize is not nearly so marked as in the case of 
sulphur, still, to some extent no doubt, the same influences are at 



Digitized by VjOOQIC 



COMMON TROUBLES OF THB IRON-FOUNDBR 



99 



-work, and there is evidence that, as a general rule, a crystalline 
structure at right angles to the cooling surface is set up in cast iron 
-when it passes from the fluid to the solid state. This effect is most 
readily observed in cast iron which has been 
chilled, in which case a distinct crystalline 
character is often to be plainly seen, as 
illustrated in fig. 32. 

If now we consider a comer seen in the 
illustration given in fig. 33, it will be observed 
that the two sets of crystals cross on a line 
which bisects the angle, and where these 
crystals meet a plane of weakness is de- 
veloped. For this reason cylinders should *^ 
never be cast with flat bottoms and sharp Fig. 33.— Diagram show- 
comers, as a comparatively moderate internal "^^ ^^^^ ^^ . *^*^ 
pressure will often force out the bottom of ^ ^' 

such a cylinder in a single piece. In every case where strength is 
required, sharp comers, or sharp re-entering angles, should be 
avoided, and wherever possible a smooth contour adopted. There 
should also be no abrupt or unnecessary changes in the thickness. 



S'j 
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Note, — In connection with this portion of the subject, two recent articles on 
the Foundry may be read with advantage, viz., " Modem Foundry Appliances," 
by Dr R. Moldenke, Gassier* s Magaziiie, vol. xxiii. p. 251, and **The Equipment 
of the Foundry," by J. Homer, ihidy vol. xxiv. p. 486. Among larger works, 
'* The Metallurgy of Cast Iron," by T. D. West, and " Modem Foundry Practice," 
by J. Sharp, may be consulted. 



Digitized by VjOOQIC 



Digitized by VjOOQIC 



LECTURE V. 



TESTS FOR CAST IRON. CHEMICAL TESTS. PHYSICAL TESTS— 
FLUIDITY, SHRINKAGE, HARDNESS, TRANSVERSE STRENGTH, 
TENACITY. THERMAL TESTS. THE MICRO-STRUCTURE OF 
CAST IRON. 



Digitized by VjOOQIC 



Digitized by VjOOQIC 



LECTURE V. 

Tests for Cast Iron. 

In iron-founding, as in other trades, regularity and trustworthiness of 
the product are essential to success. The iron-founder should be 
able, if required, to continuously produce a large number of articles 
of regular and uniform character ; or, on the other hand, should be 
capable of making a special article of definite strength and texture 
when necessary. All kinds of suggestions have been made by in- 
terested persons with the object of supplying the iron-fomider with 
special recipes, or quack medicines; but just as there is no royal 
road to knowledge, so also there is no royal road to regularity. 
The iron-founder can only ensure uniformity by thoroughly under- 
standing the material he is using, and regularly applying suitable 
tests. These tests should be quantitative in character ; that is, such 
as can be expressed in quantities or figures. Qualitative tests may 
be useful at the time ; but to say that a metal is " hard," or " very 
hard"; or that it is "fluid," or "very fluid," is of very little value 
for the founder's own future reference, or for the guidance of others ; 
and until the values obtained can be expressed in figures, the iron- 
founder cannot claim that he has adopted any really scientific method. 
Only a few years ago, comparatively speaking, accurate tests were 
practically unknown in the iron-foundry, but recently great progress 
has been made. 

When considering the question as to the character of the tests 
which should be adopted, we are at once met with the important 
preliminary inquiry as to what it is that we desire to test; or in 
other words, should the test be made upon the iron as received, or 
upon the casting as sold ? Both systems have their defects and their 
advantages. It must, however, be acknowledged that it is extremely 

103 
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difficult to arrange for a test on a finished casting which shall really 
represent its character. It is comparatively easy to test a sample of 
uniform material, such as mild steel, since it may be assumed that 
one portion of the material is very much like any other portion. 
But in the case of a large casting, a piece cut out from the middle is 
usually weaker than a piece taken from a thinner portion ; while 
the strength of a fairly soft mixture steadily increases with a 
diminution in the size of the casting, so that the result of the test 
made upon a casting of varying thickness would depend upon the 
position from which the test pieces were selected. On the other 
hand, a test piece cast of the same metal, but in a separate mould, 
might be better or worse than the casting to be tested ; and, even 
when a test piece is cast on to a larger casting, it does not 
necessarily follow that such a test piece will truly represent the 
character of the whole. Mr R. Buchanan has pointed out, in an 
interesting paper, ^ that the test bar is often very unsatisfactory 
when regarded as a real test of the product, and that the most 
rational plan for this purpose is to test a certain proportion of the 
finished castings, either to destruction, or to such a point as may be 
considered sufficient to ensure safety. On the other hand, testing of 
the cast iron as received in the foundry, though no doubt of great 
assistance to the iron-fo\mder, is no guarantee to the consumer that 
the product will be satisfactory, as the iron may be considerably 
changed as a result of remelting, or it might not originally have been 
suitable for the size and shape of casting desired. On the whole, 
therefore, it would appear that the iron-founder should, for his own 
information and guidance, conduct tests of the metal before it is cast. 
These tests may be made either of the pig iron received, or of the 
cupola metal just before pouring a mould. But for the satisfaction of 
the purchaser a certain proportion of the foundry castings should also 
be carefully tested, either to destruction, or to some agreed point. 

It must, however, be remembered that the object of the iron- 
founder is to make a living, and to do this he must be able to 
produce castings at a profit. Hence it is to his interest to discard 
any tests which are unnecessary, and to adopt only such as can be 
regularly performed without undue trouble or waste of time. He 
must also select those tests which are most likely to afford informa- 
tion as to the particular characteristics which are desired in any 
special case. A fairly complete scheme of tests, such as would be 

1 " The False Witness of the Test Bar," Eagitiee^'ing Magazine, 1902, page 246. 
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adopted in any important scientific investigation, may be classified as 
follows : — 

(1) Chemical Tests. — Including sampling and the estimation of 

carbon, silicon, sulphur, manganese, and phosphorus, together 
with any other elements which may occur in quantities 
sufficient to appreciably affect the use of the metal for 
foundry purposes. 

(2) Physical Tests. — Including fluidity, density, grain, chilling 

properties, and shrinkage ; transverse, tensile, crushing and 
impact strength ; hardness, and working and wearing qualities. 

(3) Thenual Tests. — Including determination of melting points, 

and of volume changes depending on alterations of 
temperature. 

(4) Microscopical Examination. — 

These may now be considered in the above order, as fully as the 
limited space at our disposal will permit. 

Chemical Tests. 

In very large foundries, or in those which are connected with a 
blast furnace plant, a chemist may be regularly employed. As a 
general rule the founder is advised not to attempt to perform his 
own chemical analyses, as such determinations require considerable 
time and special skill. The sampling is, however, very commonly 
done at the foundry, and the importance of care and knowledge in 
this apparently very simple operation is generally overlooked. The 
common plan is to select a piece of a pig and send it to the analyst. 
This pig may not fairly represent the bulk, and no amoimt of care 
on the part of the analyst can make the results deduced from a bad 
sample other than misleading. 

The American Foundrymen's Association recommend that eight 
pigs should be selected from each car load of pig iron, two each from 
the upper and lower portion of each half of the car. These pigs 
should be broken so as to give a clean fracture, and the pieces 
should be put in a suitable box properly marked. Each of the 
pieces is now drilled on the clean face of the fracture in two places, 
halfway between the centre and the edge, a drill of large diameter 
being used. The drillings are then mixed on a sheet of glazed paper, 
and sufficient taken to supply as many samples as may be required. 
In case of very dirty or sandy iron a magnet may be used on the 
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drillings, before analysis, for additional safety. As the cars used in 
the United Kingdom are smaller, half the above number of samples 
would probably be sufficient, in this coimtry, to ensure equally 
trustworthy results. It should be remembered that the sulphur 
occurs in cast iron as sulphide, which appears to undergo oxidation 
on exposure to the air; hence drillings which have been kept for 
sometime give lower results than fresh drillings, if tested for sulphur 
by the evolution method. Both sulphur and silicon are unequally 
distributed in pig iron from the same cast, but they differ in the 
manner of variation ; for while silicon is pretty evenly distributed 
throughout any particular pig, it varies from pig to pig in the cast ; 
sulphur, on the other hand, is fairly equal in amoimt in each pig 
from a cast, but varies in different parts of the pig, there being a 
tendency to accumulate towards the centre in hematite iron, but to 
be found more at the outside, and top, in manganiferous irons. 

The influence exerted by each element which is usually present in 
cast iron, and the proportions which are most suitable for particular 
purposes, have already been dealt with in Lecture III., and need not 
be here repeated. 

Physical Tests. 

(a). Fluidity is of special importance when thin castings have to 
be produced. It can be quantitatively expressed by the length to 
which the metal will flow in a sand mould which is of standard cross 
section and of a lengUi greater than can be run full by the most fluid 
iron which has to be tested. Mr Keep has employed for this purpose 
a thin strip 1 in. Xy^^ in. x 12 in. The head of metal should of 
course be the same in each test. Temperature is naturally an im- 
portant factor in this case, and the metal should be poured at that 
temperature which an experienced caster regards as the best pouring 
heat for the class of iron employed. If a pyrometer is used it must be 
remembered that the proper pouring heat is not identical for all kinds of 
cast iron. We have therefore the difficulty that if all irons are poured 
at the same temperature some do not get a fair chance, while if they 
are poured at different temperatures comparison is scarcely possible. 

{b). Density, — This is determined in the usual way by observing 
the amoimt of water or other suitable liquid displaced by a known 
weight of metal. In my own experiments check determinations were 
made by weighing pieces of the metal in water, and also turnings 
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in paraffin oil. The results agreed fairly well, except with hard 
metal, which usually contains more blowholes, and which was there- 
fore lighter in the larger pieces than in smaller fragments. Speak- 
ing generally, hard metal is more dense, and soft metal lighter, 
strong cast iron having a density of about 7*35 at 20** C. whep water 
at the same temperature is taken as imity. 

(c). Grain is the structural appearance observed on examining a 
freshly fractured surface. In pig iron it is expressed, as explained 
in Lecture II., by the grading number. In castings the grain may 
be observed through a double convex lens, with a focal distance of 
three-quarters of an inch, as suggested by Mr Keep. Such observa- 
tions have, however, become less important in recent years in view of 
the much fuller information now supplied by photomicrography. 

{d). Depth of Chill, — This is of importance where a hard surface is 
required. It is measured by casting a piece of suitable size with 
the end or side against a chill. The casting is broken when cold, 
and the depth of chill is measured in inches. In Keep's tests, 
subsequently described, the usual size of test bar is 1 foot long by J 
inch square section. These bars are cast between chills placed at 
each end (see fig. 34), and one end of the bar afterwards is fractured 
longitudinally, so as to expose the chilled portion. This is done by 
placing the point of a cold chisel a little behind the chilled part, when 
a blow from a hammer will split off a side of the bar. The depth of 
chill is then measured in hundredths of an inch. No. 1 iron will give 
no chill ; iron for thin castings gives only about J in. chill ; strong 
castings give up to half an inch ; white iron is of course all chilled. 
For ordinary foundry work larger test pieces are generally used, such 
for example as 10 in. x 6 in. x 1 in., and these are fractured across the 
middle so that the chill and grain may be observed. In a good chilling 
iron the passage from white to grey should not be too abrupt ; an 
intermediate mottled part indicates greater toughness and strength. 

Shrinkage. — It is a matter of common knowledge that iron 
shrinks in passing from the temperature of solidification to that of 
the atmosphere. Consequently castings are smaller than the 
patterns from which they are made, and it is usual when making a 
pattern to allow one-eighth of an inch to the foot, or 0*125 in. in 10 
in. in order to obtain the required size. It is also known that some 
irons shrink more than others, and that in all cases the contraction is 
greater in the direction of length than in that of thickness. There 
is, however, no property which is more easily measured, or which, 
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when understood, gives more important information than shrinkage. 
As we are indebted to Mr W. J. Keep for much accurate information, 
both as to the total shrinkage of cast iron, and also as to the inter- 
mediate stages by which the final result is reached, it will be necessary 
to give a brief outline of " Keep's Tests,'' and of some of the conclu- 
sions to which this method of investigation has led. 

The primary idea underlying this method of testing is that it is 
impossible to get any size or shape of test bar which shall accurately 
represent the properties of the metal in the actual casting. So 
much depends on the grain of the iron, and this is in turn so largely 
dependent on the rapidity of cooling, and hence on the size of the 
casting, that no standard size can be adopted which shall exactly 
correspond with the castings which have to be produced in actual 
practice. For example, if a tolerably soft iron be cast in bars of 
decreasing size, say of 2 in., 1| in., 1 in., J in. and J in. square 



Fig. 34.— Keep's Test Bars. Patterns, Chills, and FoUow^board. 

section, it will be found that the strength per unit area increases 
as the size decreases, even though every possible care be taken 
to ensure uniformity in composition and in conditions of casting. 

In view of the above, Mr Keep introduced a series of tests intended 
to give as much information as possible as to the physical properties 
of the sample, and yet to be simple, rapid, inexpensive, as far as 
possible self-recording, and still of such a character as could be carried 
out without interfering with the regular routine of the foundry. 
For ordinary purposes the test bars employed are quite small, though 
for special observations larger test bars may be employed with 
advantage. The normal size is, however, 12 in. in length, and 
half an inch in square section. Two or more such bars are cast at 
the same time, and these allow of determinations of shrinkage, chill, 
transverse strength, deflection, and impact. 

Returning now to shrinkage, which is the simplest and yet for 
many purposes the most important test, the method of operation is 
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briefly as follows : — For the production of the mould an iron follow- 
board containing brass patterns for two test bars, each 12 in. x ^ 
in. is employed (see fig. 34). The bars are cast horizontally, as an 
extended series of experiments has shown that better and more 
uniform results are obtained in this way than when the moulds are 
vertical. Iron chill blocks are placed at the end of the patterns, and 
the metal enters on the under side of the test bars, a skim gate being 
provided. The flask in which the mould is made is shown in fig. 34a. 
The mould is prepared with good quality green sand, without facing. 
In order to prevent rusting, the chills should be moistened before and 
after use with kerosene, and the patterns must not be rapped, but 
withdrawn so as to leave the mould the exact size of the pattern. 
As it will usually be desired to conduct several tests at one time, or 
at all events to be able to do so when necessary, several sets of 
chills are provided, and as these may slightly vary, they should be 



Fig. 34a.— Flask for Test Bars. 

marked, and a corresponding mark be made at one end of the 
bottom of the mould with every test. 

When the bars are cast and cooled they are placed on the foUow- 
board, with the chills, in exactly the same position as the patterns 
lie (see fig. 35). The taper scale shown in fig. 36 is then inserted 
between the end of the test bar and the chill, and the mark on the 
wedge, which appears just at the surface of the bar, indicates the 
shrinkage in himdredths of an inch per foot of casting. The measure 
of shrinkage so obtained is termed by Mr Keep the "Mechanical 
Analysis " for silicon. Such a test does not actually give the per- 
centage of silicon, but from a practical point of view it does more 
than this. It gives an indication of the net softening constituents 
which are present, while analyses only return the hardening and 
softening elements, and leave the founder to draw a more or less 
uncertain conclusion. On the other hand, if the founder has once 
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determined the shrinkage which best suits his own class of work, which 

may be, say, 120, 130, or 140 thousandths of an inch as the case may 

be, he then knows at once that 

if his shrinkage test is higher 

than usual, his silicon should 

be increased, while, on the 

other hand, the silicon should 

be diminished if the shrinkage 

is less than the standard. 

If it be desired to test the 

metal as purchased, a sufficient 

quantity of pig iron should be 

remelted in a closed crucible ; 

but ordinarily metal is taken 

from the cupola in a small 

ladle. The moulding and 
Fio.85.-Mea8uring Shrinkage. ^^^^ ^^^^ ^^ ^^^^ q^j^ 

simple operations, and the measurement of shrinkage can be done in 
a single minute, without the slightest injury to the bar, which is still 
available for other tests. ^ 

Transverse Tests, — The usual bar adopted in this neighbourhood 



Fig. 36.— Taper Scale for Shrinkage. 

for transverse tests is rectangular in cross section, the size being 
2 in. X 1 in. and the supports 3 ft. apart. Convenient machines, of a 
simple type, are specially supplied for testing such bars. The results 
are expressed in cwts. and the extreme variations are from about 5 
to 45. Common irons give about 20 cwts. with such a test bar, 
while for better class castings 30 cwts. is specified, and 40 cwts. and 
upwards can be exceptionally obtained. Sometimes, too, a time test 
is specified, the bar being loaded for 24 hours with 20 cwts., and 
afterwards tested to destruction, and no doubt such tests give 
additional security to the engineer. It is observed that bars cast at 
a higher temperature usually give better tests than usual, and this 

1 MrT. D. West distinguishes between '* shrinkage" and " contraction," the 
former being used when the metal is still fluid and the casting has to be **fed," 
and the latter when the iron has solidified and is cooling to atmospheric tempera- 
ture. Amer, Inst. Mining Engs.^ Feb. 1896. 
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should be borne in mind by those who wish to obtain an honest 
result. It is perhaps unnecessary to refer to tricks, such as the 
addition of steel turnings, which are resorted to by unprincipled 
men when test bars are required for purposes of inspection. 
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In Keep's tests transverse strength is measured on the 12 in. by 
^ in. bar in a special machine, which is diagrammatically represented 
in fig. 37. The bar is fastened, with the gate mark underneath, in 
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flexible end bearings, and the weight is applied in the centre of 
the top of the bar. A sheet of paper is placed behind the test piece, 
and is automatically moved as the weight is added. At the same 
time, by means of a pointer, the deflection of the bar is multiplied 
fivefold, and the result of the double motion is the production of an 
automatic record of the deflection, which is of value as indicating the 
stiflfhess or brittleness of the bar. A machine of full size for scientific 
purposes, and capable of testing bars up to 24 in. by 1 in. square 
section, is shown in fig. 38. 

The ductility of cast iron is so small as to be usually almost in- 
appreciable by ordinary tests. The deflection test, however, indicates 
considerable differences with irons of varying character. In a ductile 
material under transverse test the upper portion of the bar is in 
compression while the lower part is in tension. A high transverse 
test therefore indicates combined crushing and transverse strength, 
and no doubt this is the reason why transverse tests are so much in 
favour with chilled roll makers and others who require a strong close 
grained iron capable of resisting shocks. For softer material I have 
found tensile tests give very satisfactory results. 

Tensile, Crushing, and Impact Tests are chiefly adopted by 
engineers, or in connection with engineering establishments, where 
facilities exist for conducting similar tests on other materials. The 
size and shape of the test pieces adopted varies considerably, the 
important point to be remembered being that on account of the very- 
small ductility of cast iron, any want of directness in the pull with 
the tensile machine, or want of fair bedding in the crushing test, 
will lead to low and irregular results. Small variations of this kind, 
which would be without appreciable result in testing mild steel, 
would quite vitiate the value of a test as applied to cast iron. 
For impact tests Mr Keep employs bars of the usual size, which are 
broken in a special machine by blows from a swinging weight of 
100 lbs. There is a curious fact in reference to impact tests 
which was discovered by Mr A. E. Outerbridge, and confirmed by Mr 
Keep, namely, that bars which have been smoothed on the surface by 
blows from a hammer, or which have been tumbled in a tumbling- 
barrel, are stronger than companion bars which have not been so 
treated. There is also a slight alteration in length under such 
treatment, which points to some rearrangement of the particles, and 
a relief of a condition of strain which exists in the original castings. 
(See Keep's Ga^ Iron, p. 153, and note on p. 131.) 
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The tensile strength of cast iron usually varies from about 4 to 
16 tons per square inch ; the average for common iron is about 7 tons, 
while for selected brands about 11 tons is a fair value. Several 
cases are on record where a tensile strength of upwards of 20 tons, 
per square inch has been obtained with cast iron. Professor Ledebur 
is in favour of tensile tests for cast iron, and my own experience has 
been that where a complete system of testing cannot be applied, no 
other test gives more satisfactory results. The average crushing 
strength of cast iron is about 40 tons per square inch ; 60 tons can 
be regularly produced if required, while upwards of 95 tons per 
square inch has been recorded. Further particulars and details of 
tensile and crushing tests are given in my Metallurgy of Iron, 
p. 234 et seq., and these may be consulted by those specially 
interested in this branch of the subject. 

Hardness of Cast Iron. — There are few properties of a metal which 
are, in actual practice, more important than its hardness ; yet there 
are few properties which are so little understood or so seldom 
quantitatively measured.^ It is almost more important to determine 
what is to be measured than how it is to be done, since hardness is 
so commonly confused with tenacity, brittleness, and " workability." 
Hardness may be defined as the property which enables a substance 
to resist penetration by another body ; or in practice as the resist- 
ance to a cutting tool. In tests of hardness in which a cut of 
appreciable depth is taken, the metal is torn asunder and tenacity 
comes into question. In tests of another kind, where an indentation 
is produced, both tenacity and ductility play important parts in 
determining the result. In grinding tests the softest metal may 
clog the grinding surface, so that a harder material will grind more 
quickly. Theoretically I regard the mineralogical test as being the 
best for the determination of what may be called true hardness, and 
upon this method the instnunent used in my own researches, 
called a sclerometer, is based. This apparatus is shown in fig. 39, 
and consists essentially of a diamond point fixed at the end of a 
balanced arm, and arranged so as to be drawn over the smooth 

■ ^ See the Author on " Hardness of Metals,'* Chem, News, toI. Iv. pp. 179 et 
seq. M. F. Osmond, Reports (in French) on *' Hardness; its Definition and 
Measure,*' and "Tests by Penetration and by Scratching," presented to the 
Commission des M6thodes d'Essai des Mat^riaux de Construction, Paris, 1892. 
Also Brinell's ** Method of Determining Hardness," Joum, L and S. Inst., 
1901, vol. i. p. 243 ; vol. ii. p. 234. 

8 
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horizontal surface of the piece of metal or other material to be 
tested. The weight in grams required to produce a standard 
scratch is taken as the measure of the hardness of the substance. 
The hardness of cast iron, as thus measured, varies from about 
22 to 72, and the results agree with the observations of a skilled 
workman. It is foimd that metal of high tensile strength, specially 
suited for engineers^ purposes, is always soft good working material, 
while very hard metal is, conversely, deficient in strength. 

Keep's Hardness Machine. — From the practical point of view the 
sclerometer has certain disadvantages which have prevented its more 
general adoption. In the first place, the record is not autographic, 
and some special skill is required in determining the standard scratch. 
Further, only the outside of the sample is tested, and the interior may 




Fig. 39.— Turner's Sclerometer. 



be quite different in character, though this difficulty may frequently 
be surmounted by the use of sufficient samples properly selected. 
Many other forms of apparatus have been suggested ; of these one, 
which is of special interest to the iron-founder, has been introduced 
by Mr Keep, and is represented in fig. 40. With this apparatus the 
object is to measure the workability of the metal, and to obtain an 
automatic record from a test conducted through a determined thick- 
ness. The apparatus consists essentially of three parts — 

(a). A standard |-in. drill, working at 200 revolutions per minute, 
and arranged so as to enter the test piece from below and drill 
upwards. A tray is provided into which the drillings fall if they 
are required for analytical purposes. 

(b). A table to which the test piece is clamped. This table may 
be raised or lowered, as desired, by the hand wheel at the top of 
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the machine. From the table is suspended by means of four rods 
a weight which is adjusted so that the total weight on the drill 
point is 150 lbs., including the weight of the test piece. 

(c). An autographic recorder consisting of a curved paper-holder, 
upon which moves a pencil which is connected with the table with 
steel ribbons and a ball 
bearing arm. 

Briefly, therefore, the 
automatic record is that 
of a standard drill 
pressed with a weight 
of 150 lbs. and making 
200 revolutions per 
minute. A diagram 
taken from Mr Keep's 
Cast Iron will serve to 
illustrate the character 
of the results obtained 
(fig. 41). The record 
of hardness is a line 
lying between 0° and 
90**, the former being 
a material perfectly soft, 
such as a liquid ; and 
the latter a substance 
too hard to be cut with 
the steel drill. In the 
diagram on the left, the 
bar used (which was 
J-in. square in each 
case) had two hard 
spots, one of which was 
too hard for the drill to 
penetrate. The hard 

portions are indicated Fig. 40. -Keep's Hardness Testing Machine. 
by the more vertical 

direction of the line. In the middle diagram, on the other hand, 
the drill during its course passed through a spongy part towards 
the centre of the bar. The line on the right is from a metal of 
uniform charactw and moderate hardness. 
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Mr Keep is careful to point out that such tests do not distinguish 
between hardness and tenacity. At the same time, by whatever 
name the property which is measured is called, it is one which is of 
the greatest possible importance in practice. For want of a better 
term it may be called workability. In some cases where the 
wearing power of cast iron has to be tested, blocks of the metal 
under test are attached to some portion of the machinery which is 
in regular motion, and are thus caused to rub backwards and 
forwards, under definite pressure, for a determined number of 
times — the number being hundreds of thousands or millions if 




Fio. 41. — Eeep*s Hardness-Machine Diagram. 

necessary. Such a test takes several weeks to carry out satis- 
factorily, but is stated to give excellent results. 

Thermal Tests. 

Melting Points. — It is known that the melting point of cast iron 
varies according to its composition, some varieties requiring about 
200' C. higher temperature than others. The iron-foimder would, 
however, not attempt to make tests of this description himself except 
in very special cases, as, for example, where a suitable pyrometer is 
used for other purposes in the establishment. A form of instrument 
which can be recommended for the purpose is the thermo-electric 
pyrometer of H. Le Chatelier, with an automatic recording attach- 
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ment, such as the photographic recorder introduced and used with 
such brilliant results by the late Sir W. Roberts-Austen.^ 

Volume Changes dite to Temperature, — To Mr Keep we are also 
indebted for much valuable information in relation to the changes 
which take place during the cooling of cast iron from the moment 
of solidification until it reaches the ordinary temperature of the 
foundry. In connection with these researches a special form of 
apparatus was employed for automatically recording the expansion 
or contraction which takes place during the cooling of a bar of cast 
iron after it has commenced to solidify. For this purpose the cast- 
ing is made in sand, in a special box (see fig. 42), and two steel pins 
are placed in the mould at a fixed distance apart. As the metal 
cools these pins move inwards or outwards, and their motion, when 



Fig. 42. — Keep's Cooling Ciurve Recorder. 

magnified, is conmiunicated to the point of a pencil which moves on 
the surface of a sheet of paper fixed on a rotating cylinder. In this 
way autographic records can be readily obtained. In examining the 
record obtained from metals such as tin, lead, or copper, it will be 
found that the curve is a uniform one, due to the regular contraction 
of the metal from the temperature of solidification to that of the air 
(see fig. 43). With cast iron, however, the shape of the curve is 
quite different. White cast iron behaves more or less like the metals 
previously mentioned, the deviations from the regular form of the 
curve being relatively small; but with grey cast iron there are 
definite points of arrest in the shrinkage, and at these points actual 
expansion takes place. The character and amount of the expansion 
varies with the composition of the iron to be tested. Speaking 

* Introduction to Metallurgy ^ 6th edit., p, 194. 
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Fig. 44. — Cooling Curves of Cast Iron with different Proportions of Silicon. 
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generally, the greyer the iron, and the richer in silicon, the more 
pronounced is the expansion. In very grey iron there are usually 
three separate expansions noted. This is illustrated in fig. 44, in 
which are given a number of autographic records of iron with varying 
proportions of silicon. These expansions no doubt account for the 
well-known fact that soft iron does not contract during cooling as 
much as white or harder metal.^ 

A point about these experiments which is particularly interesting 
is that Mr Keep has definitely proved that the separation of graphite 
is not completed when the metal first assiunes the solid state ; but 
that such separation continues while the solid metal is cooling. 



Fig. 45. — Cooling Curves from Grey Cast Iron. Showing three expansions, and diminution 
in combined carbon, on cooling from the point of solidification. 

This was proved by casting a suitable number of samples side by 
side, and quenching them, one after the other, in cold water, at regular 
intervals of time, so as to ascertain the condition at varying stages 
during the cooling process. It was then found that the percentage 
of combined carbon in the series diminished from 0*60 before the first 
expansion, to 0*06 when the third expansion had taken place. This 
is illustrated in the special diagram given in fig. 45. The tempera- 
tures corresponding to these expansions were not determined, but the 
bar after the third, or last, expansion was still quite visibly red hot. 

^ For a summary of these experiments, see Keep's Cast Iron (Chapman and 
Hall), a book which can be recommended to the careful perusal of every 
foundryman. 
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It may be mentioned that Mr 0. F. Hudson has, at my sugges- 
tion, recently conducted some experiments with cast iron, and has 
observed that the cooling curve for No. 1 Northampton grey pig 
iron shows three distinct points of retardation at temperatures of 
about 1115°, 955°, and 860° C. These curves were, by the kind 



Fig. 46. — Pure Iron. Magnification, 75 diameters. Ferrite. The dark areas 
are due to reflection ; they appear light on rotating the specimen. 

permission of Dr T. K. Rose, taken in the laboratory of the Royal 
Mint. 

The Micro-Structure of Cast Iron. 

The application of the microscope to the testing of iron and steel is 
due to Sorby ; later workers, such as Arnold, Osmond, Roberts- Austen, 
Stead, and Sauveur, have done much to extend and improve our 
knowledge of this hnportant branch of metallurgy. The samples 
which are to be examined are first very carefully prepared by 
smoothing the surface with a fine file or emery wheel, polishing with 
very fine emery or rouge, and etching with nitric acid of 1*2 density. 
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or with some other agent which attacks the different constituents 
unequally. The etched surface is finally washed, dried, and ex- 
amined. The usual range of magnification is from about 40 to lOOO 
diameters, and the light is reflected from the surface, generally in a 
vertical direction. For cast iron a magnification of about 50 
diameters is suitable, as this shows the structure with sufficient 
clearness for all ordinary purposes, without being too detailed ; a 
higher power is necessary in order to bring out the characteristic 
structure of pearlite. The accompanying photographs, which have 
been prepared for me, in the laboratory of the University of Bir- 



Fio. 47 — Pearlite, 1000 diameters (Osmond). 

mingham, by my colleague Mr 0. F. Hudson, will serve to make 
clear some general principles. 

Special attention has been devoted by metallographists to the 
study of steel, and partly from this reason it may be convenient to 
regard white cast iron as a highly carburized cast steel. It is found 
on examining a prepared surface of pure iron that a characteristic 
cellular structure is obtained (see fig. 46), to which the name " ferrite " 
has been given. With gradually increasing proportions of carbon, 
dark-coloured portions are observed near the edges of the ferrite 
crystals, and these dark parts gradually increase in area until, with 
about 0*9 per cent, of carbon in ordinary unhardened steel, the 
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whole field is covered with the dark-coloured substance. This, when 
much more highly magnified, is foimd to be made up of alternate 
bright and dark portions (see fig. 47), which with reflected light can 
be made to yield a pearly lustre, and to which the name of 
" pearlite " is applied. This pearlite is the solidified eutectic mixture 
of pure iron and carbide of iron, and contains, as before mentioned 



Fig. 48. — Specially Pure "White Cast Iron. Magnification, 75 diameters. 
A hard brittle material, prepared by heating wrought iron with charcoal. 
Shows pearlite (dark) and cementite (light). In this case the pearlitic areas 
are large. Composition as follows : — 

Total Carbon (combined) . . . 2*25 percent. 



Silicon 
Phosphorus 
Manganese . 
Sulphur 



•07 
•06 
•05 
•03 



about 0^9 per cent, of carbon. With more carbon a uniform bright 
substance appears to separate out of the mass in vein-like portions, 
which gradually increase as the carbon rises, until this carbide, or, as 
it is called, " cementite," is seen to form the real ground base from 
which more or less pearlite has been separated (see fig. 48). With 
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some 2 per cent, and upward of carbon we have this characteristic 
white iron structure, which consists of a white ground-work of 
cementite, upon which is very plainly marked a dark more or less 
fern-like pattern of pearlite. 

The appearances observed with grey cast iron are, as might be 
anticipated, not merely quite different from what is seen in steel, or 



Fig. 49. — Swedish Grey Pig Iron. Fl.M. brand, used by Mr W. J. Keep in his 
experiments. Magnification about 75 diameters. Shows coarse-grained 
graphite ; a soft and relatively weak iron of the following composition : — 

Graphitic Carbon ... 3-22 

Combined Carbon . . . '3.3 

Silicon 
Phosphorus 
Manganese . 
Sulphur 

in white cast iron, but there are also very marked differences in 
various kinds of grey iron. Examining first a specially pure grey 
iron, the Swedish F1.M. brand used by Mr W. J. Keep as the base in 
his important series of experiments, we find (fig. 49) that the metal 
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is intersected by dense black curved lines of separated graphite. 
This graphite is of what we have termed the coarse-grained variety ; 
the metal itself contains 1*25 per cent, of silicon, but otherwise is 
nearly pure iron, and the material as a whole is relatively soft and 
weak. Turning next to a sample of a much less pure pig iron, 
containing phosphorus and silicon (fig. 50), we have a markedly 



Fio. 60. — No. 2 Northampton Pig Iron. Magnification, 75 diameters. Polished 
and deeply etched so as to show the coarse-grained graphite. A soft, weak 
iron of the following composition : — 



Graphitic Carbon . 
Combined Carbon . 


. 2-70 
. -10 




Silicon 
Phosphorus 
Manganese . 
Sulphur 


• 


2-80 percent 
3-84 „ 
1-26 
•66 „ 
•05 „ 



different sLructure. Here the coarse-grained graphite is again quite 
evident, and exists in large distinctive plates. Surrounding the 
graphite is the iron containing silicon; while in the more central 
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portions of each area enclosed by graphite will be seen, faintly out- 
lined, the phosphorus eutectic. This is more plainly seen in fig. 51, 
which is a sample of the same iron, but etched so as to show the 
phosphoric portion. This will be seen in the centre of each area 
as a white portion, which no doubt separated out last, and which 
consists of the hard, brittle, phosphorus eutectic. This sample as a 
whole is a soft fluid iron, which is, however, wanting in toughness and 



Fig. 51. — No. 2 Northampton Pig Iron. Magnification, 75 diameters. More 
lightly etched, so as to show the separation of the more fusible and brittle 
phosphorus eutectic — the light part in the photo-micrograph. 

strength owing to the large size of the graphite and to the proportion 
of phosphorus which is present. It is not easy, at present, to 
recognise silicon under the microscope, and in connection with this 
subject we have experiments in progress. Turning now to the next 
of these micro-photographs (fig. 52), it will be at once seen that the 
appearance is altogether different from any of the preceding ; the 
structure being much more uniform, and the graphite much smaller 
and less defined. This sample is representative of a material which 
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is almost ideal for many purposes of the iron-founder. It is a 
portion of a test bar, prepared in my experiments in 1884, which 
yielded the highest tensile strength (15*7 tons per sq. inch) of the 
whole series. It was a close-grained, sound, soft, tough iron. It 
will be seen that the graphite was in a state of fine division and 



Fig 52. — Specially Strong Soft Iron. Magnitication, 75 diameters. This 
sample was prepared in 1884 in connection with the author's experiments on 
silicon in cast iron. It gave the maximum tensile strength of the series 
(15 '7 tons per sq. in. ). It shows uniformly distributed, fine-grained, graphite, 
with some cementite. Its composition was as follows : — 

Graphitic Carbon . . . 1 '62 

Combined Carbon . . . '56 



2*18 percent. 

Silicon . . . . 1-96 ,, 

Phosphorus . . . . '28 ,, 

Manganese . . . . '60 ,, 

Sulphur . . . . . -03 ,, 

uniformly distributed, corresponding to the temper graphite obtained 
in malleable cast iron (see fig. 53). No doubt to this fact, in great 
part, the excellent properties of the metal were due. The relatively 
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high combined carbon also imparts a somewhat steely character to 
the sample, and it may be mentioned that under a higher magnifica- 
tion pearlite is plainly discernible. 

The examples which have been given will serve to illustrate the 



Fio. 53. — Malleable Cast Iron. Magnification, 75 diameters. Showing temper 
graphite ; finely divided and pretty evenly distributed. 

general character of the microscopic method of testing as applied to 
cast iron, and will enable those who have not yet had experience 
of this line of investigation to appreciate how important such 
observations may become to the practical man. 
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NOTE ON THE CONDITION OF GRAPHITE IN 
CAST IRON. 

The conditions under which graphite separates from< cast iron have 
been recently studied by Charpy and Grenet ^ from the point of riew 
of the equilibrium of iron-carbon systems. In these experiments 
white cast iron, free from graphite, was prepared by taking the purest 
material available, so far as elements other than carbon and silicon 
are concerned. This metal was cooled in cold water so as to be quite 
free from graphite. It was then heated to ascertained temperatures 
for varying periods. The conclusions arrived at were, that as the 
proportion of silicon increases, the temperature at which graphite 
separates decreases ; that when separation has once begun at a given 
temperature it may continue at a lower temperature ; that when 
graphite is separated at a constant temperature the rate of separation 
is greater at high than at low temperatures, and greater also with 
more silicon. It was also concluded that the amount of combined 
icarbon which corresponds to equilibrium at a given temperature 
diminishes as the portion of silicon increases. In these experiments 
two critical points were determined for heating white cast iron, 
namely, about 1,150*'C., which is believed to be due to the re-solution 
of Martensite (though if this be Martensite-graphite or Martensite- 
cementite appears to the authors to be doubtful), and about 700° C, 
which is believed to be due to the re-solution of pearlite. 

Professor Howe^ has also recently, in a very suggestive and 
thoughtful manner, discussed the conditions under which graphite 
separates from cast iron, and this may be read with advantage by 
those desirous of further information on the theory of the subject. 

My own views on the separation of graphite may be briefly 
summarized as follows : — ^At the moment of solidification of grey iron 
graphite separates, chiefly in flakes or scales, which give openness 
of grain and softness of texture. At lower temperatures carbon 
separates, chiefly as finely divided, or temper graphite, which gives 

^ Bulletin de la SociiU (TBncouragement, March, 1902. * Engirieering,* Vol. 78, 
p. 626. 
* Iron, Steel, and other Alloys, p. 276 et seq, 

9 
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softness, combined with closeness of texture and strength. All strong 
irons contain a considerable proportion of temper graphite, as is 
seen in the photo-micrograph of the strongest iron (15*7 tons 
tensile) obtained in my silicon experiments of 1885 (see fig. 52). 
Silicon, in due proportion, not merely leads to the separation of 
graphite, but of graphite in the temper form, and hence to the 
production of strong iron. This separation takes place after the 
metal is solid, but while it is sufficiently plastic to allow of expan- 
sion by the extruded graphite ; or while, in other words, it is in the 
semi-solid state. 

Hitherto there has been no method in use for the determination of 
the size of the graphite in cast iron, though this is a very important 
question in connection with the strength and working properties of 
the material. A great deal of information on this point can be 
obtained by the use of the microscope, and by the comparison of a 
number of samples of known composition and properties under the 
same magnification. In this way the eye rapidly becomes trained 
to recognise the different kinds of graphite, and the observer can at 
once distinguish a hard iron from a soft one, or a weak from a strong. 
Photographs illustrating characteristic varieties of graphite in cast 
iron have already been given at the end of Lecture V. 

I have also found it possible to quantitatively separate graphite by 
sieving. For this purpose about 250 grams of the pig iron to be 
tested are taken in the form of small lumps, and repeatedly extracted 
with hydrochloric acid so long as any iron dissolves. The residue is 
then oxidized with hot dilute nitric acid, washed and extracted with 
caustic potash, and the treatment with acid and potash repeated as 
long as any silica is removed. When using such a large quantity 
the process is somewhat tedious, but ultimately very pure graphite 
is obtained, which should be dried at 120° C. and weighed. The 
weight so obtained corresponds very nearly with the percentage of 
graphite as found by combustion. The dry graphite, which usually 
weighs from about 6 to 8 grams, is now introduced into a set of box 
sieves containing 30, 60, and 90 mesh ; it is thus, almost instantly, 
and without loss, separated into four portions, viz., the coarse, which 
remains upon the 30 sieve ; two intermediate varieties remaining on 
the 60 and 90 sieves respectively ; and the finer portion, which passes 
through the 90 sieve. This last may again, if desired, be further 
sub-divided. 

Pure graphite, when separated in this way, is a very pretty and 
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interesting substance. The following figures give the results of a 
mechanical analysis of graphite from No. 1 Northampton pig iron, 
from which it will be seen that the greater part of the graphite is too 
coarse to pass through the 60 sieve : — 





Per cent. 


Per cent. 




of Original Pig. 


of totel Graphite. 


Graphite left on 30 sieve . 


•83 


27-6 


60 „ . 


. 1-37 


45-5 


90 „ . 


•28 


9-3 


Passed through 90 „ . 


•53 


17-6 



301 lOO^O 

If a very close grained iron be similarly treated, the greater part 
of the graphite will pass through the 90 sieve. It may be interesting 
here to note that the graphitic carbon obtained from cold blast pig 
iron is smaller than that obtained from ordinary hot blast varieties, 
and this fact very probably accounts for the closeness of texture and 
consequent greater value of cold blast iron. 



NOTE ON THE EXPANSIONS OF CAST IRON. 

Mr A. E. Outerbridge has continued his researches (see p. 112), 
and has published a paper on the " Mobility of Molecules in Cast 
Iron" in the Transactions of the Amer, Inst, of Mining Engineers, 
Feb, 1904, which confirms his previous observations that cast iron 
bars which have been subjected to repeated shocks or blows are 
materially strengthened thereby. A committee appointed by the 
Franklin Institute to investigate this subject reported, after testing 
eighty-two bars, that there was a maximum increase of strength of no 
less than 40 per cent. Outerbridge has also observed that cast iron 
bars which have been heated to about 1450** F. (790° C), and afterwards 
cooled, are permanently expanded, and that this expansion is increased 
by repeated heatings. In fact, in certain cases, with repeated treat- 
ment, an increase in volume of as much as 40 per cent, has been 
obtained. All grades of cast iron do not expand equally ; varieties 
with little combined carbon increase more in cubic capacity than 
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3yhite iron, in which the expansion due to heating is not sufficient 
|iO overcome the original shrinkage. Wrought iron and steel, if 
^peatedly heated in a similar manner, while protected from oxida- 
tion, slightly contract in cubical dimensions. The expansion in 
grey, cast iron, caused by repeated heating, is due, in part at least, 
tolfciaiormaftion of minute spaces or cavities through which air can 
pass, Arid into which water can enter. 




THE END 
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MttUer, Kemer, and Lubbock, of what is known of the Fertilization of Flowers, is given. **- 
yottmal ^Botany. 



POPULAR WORKS ON BOTANY BY MRS. HUGHES GIBB. 

With Illustrations. Crown 8vo. Oloth. as. 6d. 

HOW PLANTS LIVE AND WORK: 

A Simple Introduetion to Real life in the Plant-world, Based on Lessom 
originally given to Country Children. 

By ELEANOR HUGHES-GIBB. 

*•* The attention of all Interested in the Scientific Training of the Yonng is requested to this 
DBUGHTPULLT PBB8H and CHABM INO LiTTLB BOOK. It ought to be in the hands of every Mottier 
and Teacher throughout the land. 

" The child's attention is first secured, and then, in language simplb, tbt 80iBBnFiCiLil.T 
▲00UBATB,the first lessons in plant-life are set before it."— Control Science. 

" In every way well calculated to make the study of Botany attbactivb to the young."— 



With Illustrations. Cro-wn 8vo. Gilt, 2s. 6cL 

THE MAKING OP A DAISY; 

** WHEAT OUT OF LILIES;" 

And other Studies from the Plant World. 

A Popular Introduction to Botany. 

By ELEANOR HUGHES-GIBB, 

Author of How Plcmtt Live and Work. 

** A bbioht little introduction to the study of Flowers."— /otifftaJ 0/ Botanf* 
» The book will afford real assisunce to those who can derive pleasure from the study of 
Nature in the open. . . . The literary style is oommendable."— JTnowtafye. 
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26 CHARLES GRIFFIN dt CO.'S PUBLIGATI0N8. 

Third Edition, Revised^ with an Additional Chapter on Foundaeionss. 
Numerous Diagrams^ Examples, and Tables, Large Svo, Cloth, i6s, 

THE DESIGN OF STRUCTURES: 

A Ppaetleal Tpeatloe on tlie Bv^dlner of BplcUres, 
Roofs, du>. 

By S. ANGLIN, C.E., 

Master of Xngineerins, Royal University of Ireland, late Whitworth Scholar, &c 

"We can unhesitatingly recommend this work not only to the Student, as the bbsv 
TkxT-BooK on the subject, but also to the professional engineer sis an hxckbdinglv 
▼iVLUABLB book of reference." ^AfecAoMtcal World, 



Third Edition, Thoroughly Revised, Royal 9vo, JVith numerous 
Illustrations and 13 Lithographic Plates. Handsome Cloth, Price 30i. 

A PRACTICAL TREATISE ON 

BRIDGE-CONSTRUCTION: 

Being a Text-Book on the Constraction of Bridges in 

Iron and Steel. 

FOR THE USE OF STUDENTS, DRAUGHTSMEN, AND ENGINEERS. 

By T. CLAXTON FIDLER, M. Inst. C.E.. 

Prof of Engineering, University College, Dundee- 

"The Dew edition of Mr. Fidler's work will again oecai>y the same oon^ 
BFionons position among professional text-books and treatises as has been 
accorded to its predecessors. Sound, simple, and pull."— TA« Engineer, 



In Medium %vo* Handsome Cloth, Pp, i-ocv + 248, with over 
100 Illustrations, Price 10s, 6d^net^ 

CONSTRUCTIONAL STEELWORK: 

Being Notes on the Praetieal Aspect and the Principles of 

Design, together with an Account of the Present 

Methods and Tools of Manufacture. 

By A. W. FARNSWORTH, 

Associate Member of the Institute of Mechanical Engineers. 

"Will be found of value to all Architects and Engineers engaged in steelwork construe^ 
^on'*~ Building News. 
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ENGINEERING AND MECHANICS. 27 

In Large 8vo. Handsome Cloth, Gilt, Uniform with Stability of Ships 

and Steel Ships (p. 38). With 34 Folding Plates and 468 

Illustrations in the Text. 30s. net. 

The Principles and Practice of 

DOCK ENGINEERING 

By BRYSSON OUNNINGHAM, B.E., Assoc.M.Inst.C.K, 

Of the Engineers' Department, Mersey Docks and Harbour Board. 
GENERAL CONTENTS. 

Historical and Discursive. — Dock Design. — Constructive Appliances. — 
Materiids, — Dock and Quay Walls. — Entrance Passages and Locks. — 
Jetties, Wharves, and Piers. — Dock Gates and Caissons. — Transit Sheds 
and Warehouses. — Dock Bridges. — Graving and Repairing Docks. — 
Working Equipment of Docks. — Index. 

"We have never seen a more profusely-illustrated treatise. It is a most important 
standard work, and should be in the hands of all dock and harbour engineers."— /SteamsAtp. 

"Will be of the greatest service to the expert as a book of reference."— ^n^incer. 



Fourth Edition. In Two Parts, Published Separately. 
A TEXT-BOOK OF 

Engineering Drawing and Design. 

Vol. I. — Practical Geometry, Plane, and Solid. 4s. 6d. 
Vol. II, — Machine and Engine Drawing and Design. 4b. 6d. 



SIDNEY H. WELLS, Wh.Sc, A.M.I.C.E., A.M.I.Mech.E., 

Principal of the Battersea Polytechnio Institnte, dec. 

With many lUustrationa, speciaUy prepared far the Work, and numermt^ 

ExampUSyfor the Use of Students in Technical Schools and Colleges, 

" A OAPiTAK TiXT-BOOK, arranged on an bzcillbnt ststim, calcnlated to give an intelligent 
grasp of the sabject, and not the mere faculty of mechanical copying. ... Mr. Wells shows 
how to make oomplbti woaKiiro-DBAWiNOS, discussing fully each step in the design."— EUetrieal 
lUvttw 



In Large Crown 8vo. Handsome Cloth. With 201 Illustrations. 6s. net. 
AN INTRODUCTION TO 

T£IC: DC:SIOM^ OF SCSABiIS, 

GIRDERS, AND COLUMNS 
iN MACHINES AND STRUCTURES, 

With Examples in Oraphlo Statios. 
By WILLIAM H. ATHERTON, M.Sc, M.LMech.E. 

" There should be a strong demand for this concise treatise."— Pole's Weekly. 
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28 0HARLB8 QRIFFIN dt CO.'S PUBIL0ATI0N8. 

Works by BRYAN DONKIN, M.InstC.E. , M.InstMeelLE., &e. 

Now Ready. Fourth Edition, Revised and Enlarged. With 
additional Illustrations. Large 8vo, Handsome Cloth. 25s. net 

GAS, OIL, AND AIR ENGINES: 

A Praetleal Text -Book on Internal Combustion Motors 

without Boiler. 

By BRYAN DONKIN, M.Inst.C.E., M.Inst.Mech.E. 

Gbnxral Contbnts.— Gas Engines :— General Description— History and Develoih 
OMiit— British, French, and German Gas Engines— Gas Production for Motive Powei^ 
Theory of the Gas Engine— Chemical Composition of Gas in Gas Engines— Utilisation of 
Heat— Exj^osion and Combustion. OU Motors: — Historv and Development— Various 
T>pes Pnestman's and other Oil Engines. Hot-AlP Engmes :— History and Develop- 
ment— Various Types : Stirling's, Ericsson's, &c., &c. 

" The BBST BOOK NOW PUBLiSHBD ou Gas^ Oil, and Air Engines. . . . Win be of 
TBRY GRKAT IMTBRBST to the numerous practical engineers who have to make themselves 
lamihar with the motor of the da^. . . . Mr. Donkin has the advantage of lono 

PRACTICAL BXPBRIBNCB, Combined with high SCZBMTIFIC and BXPBSIMBNTAL KNOWLBDGB, 

and an accurate perception of Uie requirements of Engineers."- 7*A« Engineer. 
" A thoroughly rbliablb and bxhaustivb Treatise."- J?MC£W»^rrM>r. 



In Quarto, Handsome Cloth. With Numerous Plates. 25s. 

THE HEAT EFFICIENCY OF STEAM BOILERS 

(LAND, MARINE, AND LOCOMOTIVE). 

With many Tests and Experiments on difTerent Types of 

Boilers, as to the Heaungr Value of Fuels, &€., with 

Analyses of Gases and Amount of Evaporation, 

and Suggestions for the Testing of Boilers. 

By BRYAN DONKIN, M.Inst.C.E. 

General Contents. — Classification of different Types of Boilers — 
425 Experiments on English and Foreign Boilers with their Heat Efficiencies 
shown in Fi^ Tables — Fire Grates of Various Types — Mechanical Stokers — 
Combustion of Fuel in Boilers — ^Transmission of Heat through Boiler Plates, 
and their Temperature — Feed Water Heaters, Superheaters, Feed Pumps^ 
&C. — Smoke and its Prevention — Instruments used in Testing Boilers — 
Marine and Locomotive Boilers — Fuel Testing Stations — Discussion of the 
Trials and Conclusions — On the Choice of a Boiler, and Testing of Land, 
Ilifarine, and Locomotive Boilers — Appendices — Biblic^raphy — Index. 
With Plates illustrating Progress made during recent years, 
and the best Modem Practice, 

** Probably the most xxhaustttx rtiunU that has ever been collected. A fraohoal 
Book by a thoroughly practical man.'*— /ron and Goal Tradu Review. 



By WiLUAlW NICHOLSON. 

i$ee pagi 76 General Catalogue.) 
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ENQINEERINQ AND ME0HANI08. 29 

FouBTH Bdition, Seoi§ed and Enlarged. Poeket-Siu, Leather, 12«. M.; at$o Larger Site 
for OJIee Uee, Cloth, 12t. 6d. 

Boilers, Marine and Land: 

THEIR CONSTRUCTION AND STRENGTH. 

A Handbook or Rulbs, Formula, Tables, ko., belativb to MATSBiA&t 

80ANTLINO8, AKD Pbbssusbs, Safett Valyes, Spbikos, 

Fittings and Mountings, &a 

FOR THE USE OF ENGINEERS, SURVEYORS, BOILER-MAKERS, 

AND STEAM USERS. 

By T. W. TRAILL, M.Inst.O.K, F,E.R.N., 

Late Bnglxieer Sarreyor-in-Ohler to the Board of Trade. 

*«* To THE Second and Thibd Editions many New Tables for Pressure, 
up to 200 Lbs. per Square Inch have been added. 

Thi Mora TALUABLB woEK on BoileTS published in Bng]B3i±''-'8hippino World. 

OoQtains an Bhobmous Quavtitt ov Invokmation arrranged in a very oonvenient form. 
A MOST UBHTOL VOLITMS . . . supplying information to be had nowhere eise."— 2^ Engineer. 



Fourth Impression, Large Grown 8vo. With numerous 
lUuBtrationa. 68. 

ENGINE-ROOM PRACTICE! 

A Handbook for Engineers and Officers in the Royal Navy 

and Mercantile Marine, Including the Managemei t 

of the Main and Auxiliary Engines on 

Board Ship. 

By JOHN G. LIVERSIDGE, A.M.I.C.E., 

Commander Engineer, Malta. 

Co»<eii<<.— General Description of Marine Machinery.^The Conditions of Service and 
i>ntie8 of Engineers of the Boyal Navy. — Entry and Conditions of Service of Engineers of 
the Leading S.S. Companies.— Baisin^ Steam —Duties of a Steaming Watch on Engines 
and Boilers.— Shutting off Steam.— Harbour Duties and Watches— Adjustments and 
Repairs of Engines.— Preservation and Bepairs of "Tank" Boilers.— The Hull and its 
ntiings.— Gleaning and Painting Machinery.— Beciprocating Pumps, Feed Heaters, and 
Automatic Feed - Water Begnrntora — Evaporators. — Steam Boats. — Electric Light 
Machinery.— Hydraulic Maoh&ery.' Air-Compressing Pumps^Befrigerating Machines. 
—Machinery of Destroyers.— The Management of Water-Tube Boilers.— Begolations foi 
^try of Assistant Engineers, B.N.— Questions given in Examinations for Promotion of 
Engineers, B.N.— Begulations respecting Board of Trade Examinations for Engineers, iui, 

" The contents oaknot fail to bb affbbgiatbd."- 7%e Steamship. 

" This VBBTUSBFUL BOOK. . . .' ILLUSTRATIONS are Of GKBAT IMPOBTANGB in a WOrk 

of this kind, and it is satisfactory to find that spboial attention has been given in this 
tespeot." —Engineers' Oaeette. 



In Large Crown 8vo, Cloth. Fully Illustrated. Ss. net. 

OIL F XJ E L: 

ITS SUPPLY, COMPOSITION, AND APPLICATION. 
By SIDNEY H. NORTH, 

LATE EDITOR OP THE "PETBOIiEUH EEVIEW.'* 

Contents.— The Sources of Supply.— Economic Aspect of liquid FueL— Chemical 
'Composition of Fuel Oils.— Conditions of Combustion in Oil Fuel Furnaces.— Early 
Methods and Experiments.— Modem Burners and Methods.— Oil Fuel for Marine Pur- 
poses.— For Naval Purposes.— On Locomotives.— For Metallurgical and other Purposes. 
—Appendices. -Index. 

" Everyone interested in this important question will welcome Mr. North's excellent 
text-book."— J^Totwe. 
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30 0HARLB8 QRIFFIN A CO.'S PUBLICATIONS. 

Sxcx>ND Edition, Reviied. With nomeroiu Plates redaoed from 
Working Drawing! and 280 IllnitrationB in the Text. 218. 

A MANUAL OF 

LOCOMOTIVE ENGINEERINGS 

A Praetieal Text-Book fop the Use of Engine Builders, 

Desigrners and Draugrhtsmen, Railway 

Engineers, and Students. 

BY 

WILLIAM FRANK PETTIGREW, M.Inst.CE. 

With a Section on American and Continental Engines. 

By albert F. RAVENSHEAR, B.Sc, 

Of His Majesty's Patent Office. 

(TM^efXf. — HiBtorioal Introdnotion, 1768-1868. — Modem LooomotlTes: Simple.— 
Modem IxMsomotives : Oompound. - Primary Consideration in LocomotiTe Design.— 
Cylinders, Steam Ohests, and Stofflne Boxes.— Pistons, Piston Bods, Orossheads. and 
BUde Bars.— Connecting and Coupling Bods.- Wbeels and Axles, Axle Boxes, Horablooks, 
ind Bearing Springs.— Balancing.— valve €^ear.— Slide Valyes and Valve €toar Details.— 
Framing, Bogies and Axle Tracks, Badial Axle Boxes.— Boilers.— Smokebox, Blast Pipe, 
Firebox Fitungs.— Boiler Monntings.— Tenders. -Bailwsy Brakes.— Labrication.—Oon- 
snmption of Fuel, Evaporation and Engine Efficiency.— American Locomotives.— Con- 
tinental Locomotives.- Bepairs, Running, Inspection, and Benewals.— Three Appendices. 
—Index. 

"Likely to remain for many years the BrAxmAXD Wobx for those wishing to learo 
Design.**— J?fi^neer. 

** A most Interesting and valuable addition to the bibliography of the Locomotive."— 
Raatoay Offleial Gazette. 

" We recommend the book as THOBonoHLV fsaotioal in its character, and lOBrrma a 
rLAOM ur ANT ooLLBonoN of . . . works on Locomotive Engineering."— jRai/toatr Newt. 

**The work oontaiks all that oan bb lkabiti from a book upon such a subject. II 
wUl at once rank as thb standabd wobx upoh this dcpobtant Bxnjwrt.^' '-Railway Magatine 



In Large Svo, Handsome Cloth. With Plates and UltutrcUions. 16s, 

AT HOME AND ABROAD. 
Bt WILLIAM HENRY OOLE, M.Inbt.O.B., 

Late Deputy-Manager, North-Westera Railway, India. 
Contents.— I>JaG\iBaion of the Term ''Li^t Railways."— English Railways, 
Rates, and Farmers.— lojErht Railways in Belgium, France, Italv, other 
EmK>pean Conntries, America and the Colonies, India, Ireland.— Road Trans- 
port as an alternative.— The Light Railways Act, 1896.— The Qaestion of 
Gapge. — Construction and Working. — Locomotives and RoUii^-Stock. — Light 
Railways in England, Scotland, and Wales. — Appendices and Index. 

"■ Mr. W. H. Oole has brought together ... a labob amouivt of valuablb ditobica- 
noH . . . hitherto practically inaccessible to the ordinary reader."— 2n(m««. 

" Will remain, for some time yet, a Standabd Work in everything relating to Light 
ttMi.lwm."-'Engituer. 

'* Tlie author has extended practical experience that makes the book lucid and usef uL 
It is BXGBBDOIQLT Well dojiB.''^Enffineering. 

** The whole subject is bzhaustivxlt and pbaotioallt considered. The work can be 
cordially recommended as niFUPBirsABLB to those whose duty it is to become acquainted 
with one of the prime necessities of the immediate future.*'— i2a<<iKifr Official GaMttU, 

**Thbbb could bb mo bbttbb book of first reference on its subject. All daases of 
Engineers will welcome its appearance."— deo(«ma». 
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Fourth Edition, Thoroughly Kevised and Greatly Enlarged. 
With Numerous lUustrcUiona, Price lOs, 6d, 

VALVES AND VALVE-GEARING: 

A PRACTICAL TEXT-BOOK FOR THE USE OF 
ENGINEERS, DRAUGHTSMEN, AND STUDENTS. 

By CHARLES HURST, Practical Draughtsman. 

PART I.— Steam Bn^rlne Valves. 
PART II.— Oas Bn^rlne Valves and Gears. 
PART III.— Alp Comppessop Valves and Oeaplnfir. 
PART IV.-Pump Valves. 

" Mm. HuBST 8 y^LTBS and VALYB^iAuire will prove % -very yaloable aid, and tend to the 
l«odaotion of Engines of BOiumvic DWiOH and BCONOMiCALWOKKiNO. . . . VHll be largely 
■ooffat after by Stndents and Designers.''— Jfarinc Sngitieer. 

"■ Abnoflt XTBBT TTPx of TALVB and its gearing is dearly set forth, and illustrated In 
snoh a way as to be bxadilt mmsssrooD and pkaotioallt applied by either the Engineer, 
Dnraghtsman, or Student . . . Should prove both useful and valuable to all Engineers 
seeking for bbuablb and oleab information on the snbject. Its moderate price brings it 
within the reach of aXL'^'-Indtutriei and Iron. 



Hints on ateam Ensrine Desifirn and Construction. By Ohables 
HuBST, "Author of Valves and Valve Gearing." Sbcjond Edition, 
Revised. In Paper Boards, 8vo., Cloth Back. Illustrated. Price 
Is. 6d. net. 

OoNTBNTa— L steam Pipes.— II. Valves III. Cylinders.— IV. Air Pomps and Con- 
densers.— V. Motion Work.— VI. Crank Shafts and Pedestals.— VIL Valve Gear.— VIII 
Lnbrication.- IX. Miscellaneous Details — Iimsx. 

** A handy volume which every practical young engineer should possess."— 2%e Model 
Engineer. 

Strongly Bound in Super Royal 8vo. Cloth Boards. 7s. 6d. net. 



For Calculatingr Wages on the Bonus of Premium Systems. 

For Engineering, Tectinical and Allied Trades. 

By henry a. GOLDING, A.M.Inst.M.E., 

Technical Assistant to Messrs. Bryan Donkin and Clench. Ltd., and Assistant Lecturer 

in Mechanical Engineering at the Northampton Institute, London, E.C. 
<* Cannot fail to prove practically serviceable to those for whom they have been 
designed."— iSbo toman. 



Second Edition, Cloth, 8s. 6d. Leather, for the Pocket, 8s. 6d. 
GBIFFIN'S ELECTBICAL FBICE-BOOE : For Electrical, Civil, 
Marine, and Borough Engineers, Local Authorities, Architects, 'Railway 
Contractors, &c., &c. Edited by H. J. Dowsing. 

" The Elbctrical Price-Book removes all mystery about the cost of Electrical 
Power. By its aid the expense that will be entailed by utilising electricity on a large or 
small scale can be discovered."— ^nrA</«r/. 
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Shortly. Sbcond Edition. Large Svo, Handsome Cloth. With 
niustratioiiB, Tables, &c. 

Lubrication & Lubricants: 

A TREATISE ON THE 
THEORY AND PRACTICE OF LUBRICATION 

AND ON THB 

NATURE, PROPERTIES, AND TESTING OF LUBRICANTS. 
By LEONARD ARCHBUTT, F.I.O., F.O.S., 

Ohemtet to the Midland Baflway Oompany, 



R. MOUNTFORD DEELEY, M.I.Mech.E., F.G.S., 

Chief LocomotiTe Superintendent, Midhtnd Railway Oompany. 

CONTBNTS.— L Friction of Solids.— n. liqoid Friction or Yiscoeity, and Plastic 
Friction.— ni. Superficial Tension.— lY. The Theory of Lubrication.— v. Lnbricante, 
their Sources, Preparation, and Properties.— YI. Physical Properties and Methods of 
Bzamination of Lubricants.— YII. Chemical Properties and Methods of Examination 
M Lnbrioants.- YIIL The Systematic Testing of Lubricants by Physical and Chemical 
Methods.— IX. The Mechanical Testing of Lubricants.— X. The Design and Lubrication 
«f Bearings.— XL The Lubrication of Machinery.— Indbx. 

" Destined to become a OLASSIO on the subject."— /ndu«triM and Iron. 

" Contains practically all that is known on the subject. Deserves the carefu 
attention of all Engineers."— JSatZimsy OJicial Guide. 



Fourth Edition. VeryfuUy Illustrated, Cfloth, 4b, M. 

STEAM - BOILERS: 

THSIB DBFEOTS, ICANAaSSMBNT, AKD OONSTBXTOTIOlt. 
Bt R D. MUNRO, 

Chi^ Engineer of the SeoUish Boiler Inturtmee and Engine Intpeetion Company 

Gbnbral Contents. — I. Explosions caused (i) by Overheating of * Plates— (a) By 
i>efective and Overloaded Safety Yalves — (3) By Corrosion, Internal or External— Hf4) By 
Defective Desi^ and Construction (Unsupported Flue Tubes ; Unstrengthened Mannoles ; 
Defective Staying ; Strength of Rivetted Joints ; Factor of Safety)— II, Construction of 
Ybrtical Boilbrs: Shells— Crown Plates and Uptake Tubes— Man-Holes, Mud-Holes, 
and Fire-Holes — Fireboxes — Mountings — Manaeement — Cleaning — Table of Bursting 
Pressures of Steel Boilers — ^Table of Rivetted Joints — Specifications and Drawings at 
Lancashire Boiler for Working Pressures (a) 80 lbs. ; (6) aoo lbs. per square inch respectively. 

" A valuable companion for workmen and engineers engaged about Steam Boilers, ought 
<o be carefully studied, and always at hand."— C^//. Guardian. 

' " The book is very usbpitl, especially to steam users, artisans, and young Engineers."— 
Bngineer. 

By THB SAME Author. 

KITCHEN BOILER EXPLOSIONS: Why 

they Occur, and How to Prevent their Occurrence. A Practical Hand- 
book based on Actual Experiment. With Diagram and Coloured Plate. 
Price 3s. 
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Jn Crown Svo, Handsome Cloth, With Numerous 
Illustrations, 5^. net, 

Wm GRINDING MACHINERY. 

A Text-Book of Workshop Practice in Qenerai Tooi Qrinding, 

and the Design, Construction, ana Application 

of the Machines Emoloyed. 

BY 

R. B. HODGSON, A.M.Inst.Mech.E., 

Author of •* Machines and Tools Employed in the Working of Sheet Metals." 
Introduction. — ^Tool Grinding. — Emery Wheels. — Mounting Emery Wheels.. 
—Emery Rings and Cylinders. — Conditions to Ensure Efficient Working.— 
Leading Types of Machines.— Concave and Convex Grinding. — Cup and Cone 
Machines. — Multiple Grinding. — "Guest" Universal and Cutter Grinding 
Machines. — Ward Universal Cutter Grinder. — Press. — Tool Grinding. — Lathe 
Centre Grinder.— Polishing.— Index. 
"Deals practically with every phase of his subject." — Ironmonger 

" Eminently practical . . . cannot fail to attract the notice of the users of this class of 
machinery, and to meet with careful perusal." — Chem. Trad* I oumal. 



Sixth Edition. Folio, strongly half-bound, 21s. 

TRAVERSE TABLES: 

Computed to Four Places of Decimals for every Minute 
of Angle up to 100 of Distance. 

For the use of Surveyors and Ensrineers. 

BY 

RICHARD LLOYD GURDEN, 

Authorised Surveyor for the Governments of New South Wales and 
Victoria. 

*^ Published with the Concurrence oj the Surveyors- General for New South 
IVales and Victoria, 

** Those who have experience in exact Survkv-work will best know how to appreciate 
the enormous amount of labour represented by this valuable book. The computations 
enable the user to ascertain the sines and cosines for a distance of twelve miles to within 
half an inch, and this by rkfbrbncx to but Onb Tablb, in place ot the usual Fifteen 
minute computations required. This alone is evidence of the assistance which the Tables 
ensure to every user, and as every Svarveyor m active practice has felt the want of such 
assistance fbw knowing of thbir pubucation will remain without thbm." 

—Sngimeer 

lONDON: CHARLES GRIFFIN ft CO., LIMITED. EXETER STREET. STRAND. 
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WOBK8 BY 
ANDREW JAMIESON, M.INST.C.E., M.I.E.E., F.R.S.E.. 

I Entimeringt The 
Ttchnical CoUege, 



Formerly Professor of Electrical Engineering ^ The Glasgow and West of Scotland 
rchnica' 



. PBOFESSOB JAMIESON'S ADVANCED TEXT-BOOKS. 

Jn Large Crvwn 8zw. FuUy Illustrated, 

STEAM AND STEAM-ENGINES, INCLUDING TURBINES 

AND BOILERS. For the Use of Students preparing for Competitive 
Examinations. With over 700 pp., over 350 Illustrations, 10 Folding 
Plates, and very numerous Examination Papers. Fourteenth Edition. 
Revised throughout. los. 6d. 

"Pxofessor Jamieson fascinates the reader by his clbarnbss or concbption and 
SIMPLICITY OP BXPRBSSioN. His treatment recalls the lecturing of Faraday."— ^/A/M<r«M. 
" The Bbst Book yet published for the use of ^\xx^vax&.**— Engineer. 

lAPPUED MECHANICS & MECHANICAL ENGINEERING. 

Vol. I. —Comprising Part I., with 568 pages, 300 Illustrations, and 
540 Examination Questions: The Principle of Work and its applica- 
cions; Part II.: Friction; Gearing, &c. Fifth Edition. 8s. od. 
•* Fully maintains the repuUtion of the Author."— /'roc/. Engineer. 

VoL II. — Comprishig Parts III. to VI., with 782 pages, 371 Illus- 
trations, and copious Examination Questions: Motion and Energy; 
Graphic Statics; Strength of Materuds; Hydraulics and HydrauUc 
Machinery. Fourth Edition. i2s. 6d. 
**Wbll and lucidly written. "—7!** Engineer. 

*«* Bach of the above volumes is complete in itself , and sold separately. 



PROFESSOR JAMIESON'S INTRODUGTORT MANUALS 

Crown ^vo. With Illustrations and Examination Papers, 

STEAM AND THE STEAM-ENGINE (Elementary 

Manual of). For First- Year Students. Tenth Edition, Revised. 3/6. 

' Should be in the hands of bvbry engineering apfnrentice.'*— /*fwf iS&»/ Enginesr, 

MAGNETISM AND ELECTBICITT (Elementary Manual 

Of). For First-Year Students. Sixth Edition. 3/6. 

" A CAPITAL TBXT-BOOK . . . The dia^pnuns are an important iea!bxs^'*'^choolmaster. 
" A THOROUGHLY TRUSTWORTHY Text-book. PRACTICAL and <lt»x.**— Nature. 

APPLIED MECHANICS (Elementary Manual of). 

Specially arranged for First- Year Students. Sixth Edition, 

Revised and Greatly Enlarged. 3/6. 
" The work has very high qualitibs, which aiay be condensed into the one word 
^ CLBAR.' **—Science and Art. 

A POCKET-BOOK of ELECTRICAL RULES and TABLES. 

For the Use of Electricians and Engineers. By John Munro, C.E., 
and Prof. Jamieson. Pocket Size. Leather, 8s. 6d. Seventeenth 
Edition. [See p. 48. 
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WORKS BY 

W. J. HAGQDORN RANKINE, LLD, F.R.S., 

tjtte Regius Profeeaor of Clatl Engineering In the Unlueralty of QIaggow. 
THOBOUOHLY BEYISBD BY 

W. J. MILLAE, C.E., 

Late Secretary to the Institute of Engineers and Shipbuilders In Seotland. 



A MANUAL OF APPLIED MECHANICS : 

Comprising the Principles of Statics and Cinematics, and Theory of 
Stmotures, Mechanism, and Machines. With Nnmeroos Diagrams. 
Crown 8yo, cloth. Sbyentbbnth Edition. 128. 6d. 



A MANUAL OF CIVIL ENGINEERING: 

Comprising Engineering SurYeys, Earthwork, Foundations, Masonry, Car- 
pentry, Metal Work, Roads, RaUways, Canals, RiYors, Waterworks, 
Harbours, &o. With Numerous Tables and Dlustrations. Crown 8yo. 
doth. Twenty-Seookd Edition. 16s. 



A MANUAL OF MACHINERY AND MILLWORK : 

Comprising the Geometry, Motions, Work, Strength, Construction, and 
Objeots of Machines, &o. Dlustrated with nearly 300 Woodcuts, 
Crown 8yo, cloth. Sbybnth Edition. 128. 6d. 



A MANUAL OF THE STEAM-ENGINE AND OTHER 
PRIME MOVERS: 

With a Section on Gas, Oil, and Aib Enginbs, by Bbyan Donkin, 
M.Inst C.E. With Folding Plates and Numerous Illustrations. 
Crown 8yo, cloth. Sixtbbnth Edition. 12s. 6d. 

tONDON: GNARIE8 aRlFFIN ft CO., UNITED, EXETER STREET, STRAND 
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36 CHARLES GRIFFIN dk OO.'S PUBLICATIONS. 

PSOF. RiiNKiNB's VfoKKS-^Ccutinued). 

USEFUL RULES AND TABLES: 

For Arohiteots, Builders, Engineers, Founders, Mechanics, Shipbailder8> 
Surveyors, &c With Appendix for the use of Elbotbioal ENaiNXKBS^ 
By Professor Jamibson, F.R.S.E. Sbybnth Edition. lOs. 6d. 



A MECHANICAL TEXT-BOOK: 

A Prmctioal and Simple Introduction to the Study of Mechanies. Bjr 
Professor Rankine and E. F. Bambeb, C.E. With Numerous Illns- 
trations. Crown 8vo, cloth. Fifth Edition. 9s. 

'*** J%e ** MxcHAinoAL Tbxt-Book '* wot designed 6y ProfesBor SAHKon cm an Ihtbo- 
DaonoN to the above Series of ManualM. 



MISCELLANEOUS SCIENTIFIC PAPERS. 

Royal 8vo. Cloth, 31s. 6d. 

Part I. Papers relating to Temperature, Elasticity, and Expansion of 
Vapours, Liquids, and Solids. Part II. Papers on Energy and its Tram- 
formations. Part HI. Papers on Wave-Forms, Propulsion of Vessels, &o. 

With Memoir by Professor Tait, M.A. Edited by W. J. Millab, C.B,. 
With fine Portrait on Steel, Plates, and Diagrams. 

" No more enduring Memorial of Professor Rankine could be devised than the pablica- 
tkm of these papers in an accessible form. . . . The Cdlecdon is most valnaUe oi^ 
account of the nature of his discoveries, and the beauty and completeness of his analysis. 
. . . The Volume exceeds in importance any woric m the same department publishm^ 
in our ^aa».''—ArcAtUci. 



SHELTON-BEY (W. Vincent, Foreman to the 

Imperial Ottoman Gun Factories, Constantinople) : 

THE MECHANIC'S GUIDE : A Hand-Book for Engineera and 
Artizans. With Copious Tables and Valuable Recipes for Practical Use. 
Illustrated. Second Edition, Crown 8vo. Cloth, 7/6. 

LONDON: CHARLES GRIFFIN ft CO.. LIMITED^ EXETER STREET, STRAND, 
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ENOINEERING AND ME0HANIO8. 37 

Third Edition, Thoroughly Revised and Enlarged, With 60 Plates and 
Numerous Illustrations, Handsome Cloth. 34s, 

HYDRAULIC POWER 

AND 

HYDRAULIC MACHINERY. 

HENRY ROBINSON, M. iNST. C.E, F.G.S., 

FELLOW OF KIMGTs COLLBGB, LONDON ; PKOF. BMBRITUS OF CIVIL ENGINEERING, 

king's coluigb, etc, etc. 

Contents.— Dischaixe through Orifices.— Flow of Water through Pipes.— Accumulators. 
—Presses and Lifts. — Hoists. — Rams. — Hydraulic Engines. — Pumping Engines. — Capstans. 
— Traversers. —Jacks. — Weighing Machines. — Riveters and Shop Tools. — Punchini^ 
Shearing, and Flanging Machines. — Cranes. — Coal Discharging Machines.— Drills and 
Cutters.— Pile Drivers, Excavators, &c.— Hydraulic Machinery applied to Bridges^ Dock 
Gates, Wheels and Turbines.— Shields. — Various Systems and Power Installations,— 
Meters, &c— Index. 

**The standard work on the application of water power." — Gassier s Magazine* 



Second Edition, CfreaUy Enlarged, With Frontispiece, several 
PkUes, and over 250 Idtutrationa, 2l8, net. 

THE PRINCIPLES AND CONSTRUCTION OF 

PUMPING MACHINERY 

(STEAM AND WATER PRESSURE). 

With Practical Illustrations of Engines and Pumps applied to Mnoira, 

Town Wateb Supply, Drainaob of Lands, &c., also Economy 

and Efficiency Trials of Pumping Machinery. 

By henry DAVEY, 

Member of the Institution of CItII Engineers, Member of the Institation of 
Mechanical Engineers, F.Q.S., Ao. 

Oontents — Early History of Pumpinj? En^es — Steam Pumping Engines— 
Pumps and Pump Valves — General Principles of Non-Rotative Pumping 
Engines — The Cornish Engine, Simple and Compound — Tyi)es of Mining 
Exigines — Pit Work— -Shaft Sinking — Hydraulic Transmission of Power in 
Mines — Electric Transmission of Power — Valve Gears of Pumping Engines 
— Water Prebsure Pumping Engines — Water Works En^es — Pumping 
Engine Economy and Tnals of Pumping Machinery— Centrifugal and other 
Low-Lift Pumps — Hydraulic Eams, Pumping Mains, ko, — Index. ; 

"By the *oiie English Engineer who probably knows more abont Pumping Maohinery 

than ▲NT OTHBR.* ... A VOLUME BSOOBDmO THB BBSULTS OV LONG BZPBBIBirGB AND 

8IDDT."— TAe Engineer. 
"Undoubtedly THs bbst and most pkaotioal trbatisb on Pumping Machinery that has 

TST BBBN PDBIJ8HBD."— JVim'n^ JOUTtua. 

UNDON: CHARLES aRlFFIN ft CO.. LIMITED, EXETER STREET. STRAND 
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Royal 9oo, Handsomt Olatk. With numtous lllustrattons and Tablet, 26b. 

THE STABILITY OP SHIPS. 

BY 

SIR EDWARD J. REED, ILC.B., F.R.S., M.P., 

tMIGHT OF THB IMPBRIAL ORDBRS OF ST. STANILAUS OF RUSSIA; FKANCIS JOSBFH OF 

AUSTRIA; MSDJIDIB OF TURKBV ; AND RISING SUN OF JAPAN; VIOT- 

PRBSIDBNT OF THB INSTITUTION OF NAVAL ARCHITBCTS. 

In order to render the work conndete for the purposes of the Shipbuflder, whether st 
home or abroad, the Methods of Calculation introduced by Mr. F. K. Barnbs. Mr. Gray, 
M. Rbbch, M. Daymard and Mr. Bbnjamin, are all given separately, illustrated bj 
Tables and woriced-out examples. The bo(^ contains more than smo Diacram^ and is 
Illustrated by a large number of actual cases, derived from ships of all descriptions. 

" Sir Edward Rkbd's ' Stabiuty of Ships ' is invaluablb. The Naval Architbct 
will find brought togetner and readv to his hand, a mass of information which he would other- 
wise have to seek in an almost en<Uess variety of publications, and some of which he wonU 
possibly not be aUe to obtain at all eiaewhen,**-~3tga$fuJk^. 



THE DESiaN AND OONSTBUGTION OF SHIPS. By John 
Harvard Bilbs, M.Inst.N.A., Professor of Naval Architecture in the 
University of Glasgow. [In Preparation, 



Third Edition. lUastrated with Plates, Numerous Diagrams, and 
Figures in the Text. i8s. net 

STEEL SHIPS! 

THEIB CONSTBUCTION AND MAINTENANCE. 

A ManucU for Shipbuilders, Siiip Superintendents, Students, 

and Marine Engineers, 

By THOMAS WALTON, Naval Architect, 

AUTHOR OF "know TOUR OWN SHIP." 

Contents.— I. Manufacture of Cast Iron- Wrought Iron,' and SteeL— Com- 
position of Iron and Steel, Quality, Strengtn, Tests, &c. II. Classification of 
Steel Ships. III. Considerations in making choice of Type of YesseL — ^Framinff 
of Ships. IV. Strains experienced by Ships. — Methods of Computing and 
Comparing Strengths of Ships. Y. Construction of Ships. — ^Alternative Modes 
of Construction. — Types ot Vessels. — ^Tujrret, Self Trimming, and Trunk 
Steamers, &c. — ^Rivets and Bivetting, Workmanship. VI. Pumping Arrange- 
ments. Vn. Maintenance. — Prevention of Deterioration in the Hulls of 
Ships. — Cement, Paint, &c.— Index. 

^' So thoroneh and well written is every chapter in the book that it is difflcnlt to select 
anv of them as being worthy of exceptional praise. Altogether, the work is excellent, and 
will prove of srreat va'ue to those for whom it is intended."— r/te Engineer. 
pMu n Mr. Walton has written for the profession of which he is an ornament His work 
will be read and appreciated, no donbt, by every IILN.A., and with great benefit by the 
majority of them.^— Journal of Commerce. 



UNIFORM WITH THE ABOVE, 

THE PRINCIPLES AND PRACTICE OF 

DOCK ENGINEERING. 

By BRYSSON CUNNINGHAM, B.E., M.Inst.CE. 
See p. 27. 
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Digitized by VjOOQIC 



NAUTICAL WORKS. 39 

GRIFFIN'S NAUTICAL SERIES. 

Edited by EDW. BLAOKMORE, 

Matter Mariner, First Clam Xrinity House Oertifloate, Assoc. Inst. N.A. ; 

AnD WsnexBN, MAiNLT, by Sailobs for Sailobs. 



"TmS ADMIBABLB BBBIBS."— ^airplay. "A YBBT USBFUL SBBIBS."— ^Otttfe. 

"The volumes of Mbssbs. Gbiffin'b Nautioal Sbbibs may well and profitably be 
«ead by all Interested in our national mabitimb PBoaBBSS. "^Marine Engineer. 

"Bybbt Ship should have the wholb Seribs as a Rbfbbbnob Libbabt. Hand* 
«OlfBLT BOiTND, OLBABLT PRINTBD and iLLVBTBATSD."— Liverpool Jowm. of Convmeroe, 

The British Mercantile Marine : An Historioai Sketch of its aiae 

and Development. By the Bditob, Capt. Blaokmobb. Thibd Edition. 8s. 6d. 

" Captain Blaokmore'sSPLBNDiD BOOK . . . contains paragrap hs on every point 
•of interest to the Merdiant Marine. The 243 pages of this book are THB MOST valu- 
ABLB to the sea captain tiiat have bybb been oompilbd." — Merchant Serviee Jteview. 

Elementary Seamanship. By D. Wilson-Barkbr, Master Mariner, 
F.B.S.K, F.B.a.S. With numerous Plates, two in Colours, and Frontispiece. 
Fourth Edition, Thoroughly Revised. With additional Ulustrations. 6s. 
"This ADMIBABLB MANUAL, by CAPT. WILSON BABKBB, of the ' Worcester,' seems 

to us PBUVBOTLY DBSIQNBD."— ^tft«n<rttm. 

Know Tour Own Ship : A Simple Explanation of the Stability, Con- 
struction, Tonnage, and freeboard of Ships. By Thos. Walton, Naval Architect. 
With numerous Illustrations and additional Chapters on Buoyancy, Trim, and 
Calculations. Eighth Edition. 7s. 6d. 
"Mb. Walton's book will be found vbbt usbful."— T*« Engineer. 

Navifiration : Theoretical and Praetieal. By D. Wimon-Babkib 

and William Allingham. Bboond Edition, Revised. 8s. 6d. 
" Pbboisblt the kind of work required for the New Certificates of competency. 
Candidates will find it invaluablk "—DundM AdveHiter, 

Marine MeteorolO^: For Officers of the Merchant Navy. By 
William Allingham, Fbrst Class Honours, Navigation, Science and Art Department 
With Illustrations, Maps, and Diagrams, and JaeHmHe reproduction of log page. 
7s. 6d. 
" Quite the bbst publication on this fiVLhiect."—Shipping Qwtette. 

Latitude and Longitude : How to find them. By w. J. Millar, 

C.E. Second Edition, Revised. 2s. 

" Cannot but prove an acquisition to those studying Navigation."— JforiM Bngineer, 

Practical Mechanics : Applied to the requirements of the Sailor. 
By Thos. Maokbnzib, Master Mariner, F.R.A.S. Second Edition, Revised. 8s. 6d. 
•• Wbll worth the money . . . bxcbbdinglt -asLvwrnu"— Shipping World. 

Trlgonpmetry : For the Young Sailor, &c. By Rich. C. Buck, of the 
lliames Nautical Training College, H.M.S. " Worcester." Thibd Edition, Revised. 
Price 8s. 6d. 
"This EMINBNTLT PBACTICAL and reliable volame:' —Schoolmaster. 

Practical Algrebra. By Rich. C. Buck. Companion Volume to the 

above, for SaUors and others. Second Edition, Revised. Price 8s. 6d. 

'• It is JUST THB book for the young sailor mindful of progress."— -YcwtieaZ Magaxvne. 

The Leral Duties of Shipmasters. By Bbnbdiot Wm. Ginsbubg, 

M.A., LL.D., of the Inner Temple and Northern Circuit; Barrister-at-Law. SBOOND 

Edition, Thoroughly Revised and Enlarged. Price 4s. 6d. 

'* Invaluable to masters. . . . We can fully recommend it. "—STiippiti^GoMtts. 

A Medical and Surgical Help for Shipmasters. Indudiiu; First 

Aid at Sea. By Wm. Johnson Smith, F.R.C.S., nincipal Medical Officer, Seamen's 
Hospital, Greenwich. Thibd Edition, Thoroughly Revised. 6b. 
"Sound, judicious, bballt hblpful."— TJU Laneet. 

LONDON: CHARLES aRlFFIN 4 CO., LIMIT£D, EXETER STREET, STRAND. 
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GRIFFIN'S NAUTICAL SERIES, 

Introductory YoVume, Price Sa, 6d, 
THE 

British Mercantile Marine. 

Bt EDWARD BLAGEMORE, 

MASTER MARINER; ASSOCIATE OF THE INSTITUTION OP NAVAL ARCHITECTS; 

MEMBER OF THE INSTITUTION OF ENGINEERS AND SHIPBUILDERS 

IN SCOTLAND ; EDITOR OF GRIFFIN'S "NAUTICAL SERIES." 

Gbneral Coyriarrs.— Histobioal : From Early Times to 1486— Prt^rea*. 
ander Henry VIII.— To Death of Mary— During Elizabeth's Reign— Up to- 
the Reign of William III— The 18th and 19th Centuries— Institution ot 
Examinations — Rise and Progress of Steam Propulsion — Development o§ 
Free Trade— Shipping Legislation, 1862 to 1876— " Locksley HaU** Case- 
Shipmasters* Societies— Loading of Ships— Shipping Legislation, 1884 to 1894— 
Statistics of Shipping. The Pbbsonnel : Shipowners— Officers— Mariners- 
Duties and Present Position. Eduoation: A Seaman's Education: what it 
should be — Present Means of Education— Hints. DiscrPLiNB and Duty— 
Postscript— The Serious Decrease in the Number of British Seamen, a Matter 
demanding the Attention of the Nation. 

**Intbbbstino and Instbuotivx . . . may be read with fbout and bnjotmxmt."- 
0Uuffow Herald. 

**EvBBT BRANCH of the Bubjoct Is dealt with in a way which shows that the writer 
* knows the ropes* familiarly."— <Seot<man. 

**Thi8 ADMiRABLs book . . . TBBHB With useful information— Shotdd be in ttie« 
hands of every Sailor."— Fiwiern Morning Newt. 



Fourth Edition, Thoroughly JRevised. With Additional 
IllustrcUions, Price 68, 

ELEMENTARY SEAMANSHIP, 

BT 

D. WILSON-BARKER, Mastbb Marinbr; F.R.S.E., F.R.G.S., &o., &;0^ 

TOUNCHBE BROTHBH OT THB TRINITT HOUSE. 

With Frontispiece, Numerous Plates (Two in Colours), and IllustrationB 

in the Text. 

Gbneral Contents. — The Building of a Ship; Parts of Hull, Masts, 
ftc. — Ropes, Knots, Splicing, &c. — Grear, Lead and Log, &c — Rizging,. 
Anchors — Sailmaking — The Sails, &c. — Handling of Boats under Sail — 
Signals and Signalling— Rule of tiie Road—Keeping and Relieving Watch — 
Points of Etiquette— Glossary of Sea Terms and Phrases— Index. 

*** The Yolmne contains the new bulbs ov thb boai>. 
**ThiB ADMTBABf.B MAKUAL, by Oaft. Wilson-Babkbb of the ' Worcester/ seems to qs> 
PBBncTLT DBsioNED, and holds its place excellently in *■ Gbiffib's Nautigal Sbbibs.' . . . 
Althoogh intended for those who are to become Officers of the Merchant Navy, it will be- 
fonnd useful by all taohtsmbn."— ^<Aena»on. 

%* For complete List of Qbhtin's Nautioal Sbbibs, see p. 89. 
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GRIFFIN'S NAUTICAL SERIES. 

Second Edition, Revised cmd Elustraled, Price Sa, 6d, 

NAViaATION: 

PRACT>ICAXi JLKrX> T>£EEOR£2T>ICJL]:i. 

By DAVID WILSON-BARKER, RN.R, F.R.S.E., <fco., Ac, 

▲HD 

WILLIAM ALLINGHAM, 

nSST-CLASS HONOUBS, NAYIGAHON, 80IBN0B AND ABT DBPABTMBNT. 

imitb Vlumetoud 5Uu6ttation6 anD Biamination <Sl4te0tlon0» 

Genxbal C<»iiTBNTS. — DefinitiomH- Latitude and Longitude — InstrumentB 
•of Navigation — Correction of Courses — Plane Sailixig — Traverse Sailing — Day's 
Work — Paralld Sailing — Middle Latitude Sailing — Mercator's Chart— 
Meroator Sailing— Current Sailing— Position by Bearings— Great Circle Sailmg 
— The Tides— Questions — ^Appencux : Compass Errors— Numerous Useful HintSp 
4^ — Index. 

** PaidSBLT the kind of work required for the New Certificates of competency In grades 
irom Second Mate to extra Master. . . . Candidates will find it myALx:A3Ut.*'^I>undei 
Advertiser. 

** A CAPITAL UTTLX BOOK . . . Specially adapted to the New Bxaminations. The 
■Anib.oTB are Oaft. Wilbon-Babkbb (Captain-SnperintendeBt of the Nautical College, H.M.S. 
* Worcester,' who has had great experience in the highest problems of Navigation), and 
Mb. AiunoHAM, a well-known writer on the Science of Navigation and Nautical Astronomy.*' 
^Shippitiff World. 



Handawne Cloth, Fully Illustrated. Price 78, 6d, 

MARINE METEOROLOGY, 

FOR OFFICKRS OF THE MERCHANT NAVT. 
By WILLIAM ALLINGHAM, 

Joint Author of "Navigation, Theoretical and Practical." 

With namerous Plates, Maps, Diagrams, and Illustrations, and a facsimile 
Reproduction of a Page from an actual Meteorological Log-Book. 

SX7MMABY OF CONTENTS. 

INTBODUOTORT.— Instruments Used at Sea for Meteorological Purposes.— Meteoro- 
jogical Log-Books.— Atmospheric Pressure.— Air Temperatures.— Sea Temperatures.— 
'Winds.— Wind force Scales.— JBistory of the Law of Storms.— Hurricanes, S€«8ons, and 
-fitorm Traoia.-'Solution of the Cyclone Problem.— Ocean Currents.- Icebeigs.— Syn- 
^dironous Charts.— Dew, Mists. Fogs, and Haze.— Clouds.— Rain, Snow, and Hail.— 
lOrage, Bainbows, Coronas, Halos, ana Meteors.- Lightning, Corposants, and Auroras.— 
<)us8noNS.— Appendix.— Index. 

' Quite the bxst publication, akd certainly the most intibbbtino, on this subject eyer 
ipresented to Nautical men."— Shipping Oazette. 

*^^* For Complete List of Griffin's Nautical Sbribs, see p. 39. 
LONDON: CHARLES BRIFFIN ft CO.. LIMITED, EXETER 8TREEL STRAND. 
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GBIFFnrS WAITTICAL SERIES. 

SiooND Edition, Eevisbd. With Numerous niustratioDs. Price Ss. 6dw 

Practical Mechanics: 

Applied to the Eequirements of the Sailor. 
By THOS. MACKENZIE, 

Matter Mariner, F.R.A.8. 
General Contents. — Besolution and Composition of Forces— Work dona 

gr Machines and Living Agents— The Mechanical Powers: The Leyer; 
erricks as Bent Levers — The Wheel and Axle : Windlass ; Ship*s Capstan ;. 
Grab Winch— Tackles i the "Old Man"— The Inclined Plane; the Screw— 
The Centre of Gravity of a Ship and Cargo — Belative Strength of Rope : 
Steel Wire, ManiUa, Hemp, Coir — ^Derricks and Shears— Calcoiation of tfae- 
Cross-breaKing Stram of Fir Spar — Centre of Effort of Sails — Hydrostatics: 
tiie Diving-bell ; Stability of Floating Bo^es ; tiie Ship's Pump, &c. 

" This excellent book . . . contains a lar&e amount of information.'*' 
-'Nature. 

" Well worth the money . . . will be found exoeedinglt helpful."— 
BMpphiff World, 

*'Ko Ships' Ofpicers' bookcase will henceforth be complete withoui 
Captain Mackenzie's * Practical Mechanics.' Notwithstanding my many 
▼ears' experience at sea, it has told me Jww much more there it to acquire," — 
(Letter to the Publishers from a Master Mariner). 

** I must express my thanks to you for the labour and care you have takep 
in 'Practical Mechanics.' . . . It is a life's experience. . . 
What an amount we frequently see wasted by rigging purchases without reason' 
and accidents to spars, &c., &c. ! 'Practical Mechanics' would save all 
this." — (Letter to the Author from another Master Mariner). 



WORKS BT RICHARD C. BUCK, 

Of the Thames Nantioal Training College, H.M.S. ' Woroeiter/ 

A Manual of Trigonometry: 

With Diagrams, Examples, and Exercises. Price 8s. 6d. 

Third £k>iTiON, Hevised and Corrected. 
*«* Mr. Buck's Text-Book has been specially prepared with a view 
to the New Examinations of the Board of Trade, in which Trigonometrjr 
an obligatory subject. 

**Thi8 BMunEirrLT fbaotioal and bbuablr TOLxnat.''—8cJu>olma$ter. 

A Manual of Algebra. 

Designed *o meet the Requirements of Sailors and others. 
Second Edition, B.evised. Price 3s. 6d. 

%* These elementary works on alqbbba and tsigonokbtbt are written speoially f 09 
those who will have little opportunity of consulting a Teacher. They are books for "sblf^ 
HSLP." All but the simplest explanations have, therefore, been avoided, and answbbs te 
the Bzercises are given. Any person may readily, by careful study, becoxae master of thel* 
eontents, and thus lay the foundation for a further mathematical course, if desired. It i» 
hoped that to the younger Officers of our Mercantile Marine they will be found decidedly 
serviceable. The Examples and Exercises are taken from the Examination Papers set for 
the Cadets of the " Worcester." 

** Olearly arranged, and well got up. . . A first-rate Elementary Algebra. — 
Nautical Magazine. 
^ %*For complete list of Qbifpim's Naptioal Sebim. see p. Z9. 
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NAUTICAL WORKS. 43 



GBIFrm'S NAUTICAL SERIES. 

Second Edition, Thoroughly Revised and Extended. In Crown 8yo. 
Handsome Cloth. Price 4s. 6d. 

THE LEGAL DUTIES OF SHIPHASTERS. 

BY 

BENEDICT WM. GINSBURG, M.A., LL.D. (Oantar), 

Of the Inner Temple and Northern Circuit ; Barriater-at-Law. 

General Contents.— The Qnaliflcation for the Position of Shipmaster— The Con- 
tract with the Shli>owner— The Master's Duty in respect of the Crew : Bngaffement : 
Apmentices; Discipline ; ProYisions, Accommodation, and Medical Comforts ; Payment 
of wages and Discharge— The Master's Dnty in respect of the Passengers— The Master's 
financial BesponsibiUties— The Master's Duty in respect of the Cargo— The Master's 
I>aty in Case of Casualty— The Master's Duty to certain Public Authorities— The 
Master's Duty in relation to Pilots, Signals, Flaffs, and Light Dues— The Master's Duty 
upon Arrival at the Port of Discharge— Appendices relatiye to certain Lml Matters : 
Board of Trade Certificates, Dietary Scales, Stowage of Grain Cargoes, Load Line Begola- 
tlons, Life-saving Appliances, Carnage of Cattle at Sea, ^., ^.—Copious Index. 

'* No InteUigent Master should fidl to add this to his list of neoeasary books. A few lines 
(rfit may savb a lawtkb's nut, bssidss sndlbsb woaxi."— Liverpool Journal of Ootnmeree. 

** SsNSiBLB, plainly written, in clsab and non-tbohmioal lanouaob, and will be found of 
' HUOH SBBViOB by the Shipmaster."— 2irMt«A Trade Review. 



Second Edition, Revised. With Diagrams. Prioe 2b. 

Latitude and Longitude: 

S[03Hr to Fi]:&cl tliexn. 

By W. J. MILLAR, C.E., 

LaU Secretary to the Inst, of Engineere and Shipbuilders in Scotland. 

** Concisely and clbably wbitten . . . cannot but prove an acquisition 
to those studying Navigation."— if artng Engineer, 

" Tonng seamen will find it handt and usevul, simple and olkaju"— TAtf 
Bngineer, 

FIRST AID AT SEA. 

THniD Edition, Revised. With Coloured Plates and Numerous Dlustra- 

tions, and oomprising the latest Regulations Respecting the Carriage 

of Medical Stores on Board Ship. Price 6s. 

A MEDICAL AND SURGICAL HELP 

FOR SHIPMASTERS AND OFFICERS 
IN THE MERCHANT NAVY. 

BY 

WM. JOHNSON SMITH, P.RO.S., 

Principal Medical Officer, Seamen's Hospital, Greenwich. 

%* Tlie attention of all interested in our Merchant Navy is requested to this exceedingly 
asefol and valuable work. It is needless to say that it is the outcome of many years 
PKAonoAL BXPBRiKNCB amongst Seamen. 

** Sound, Jimioions, bballt HKLrvuL."— 3^ Lancet. 

*»* For Complete List of Gbiffin*s Nautical Sebibs, see p. 39. 
LONDON: CHARLES aRIFFIN ft CO., LIMITED, EXETER STREET, STRAND, 
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44 OHARLEa GRIFFIN d, OO.'S PUBLICATIONS. 

QRTPriyS NAUTICAL SEBIES. 

Eighth Edition. Revised^ vokh Chapters on Trim, Buoyancy^ aind CalaUa- 
ti(ms» Nufneroua IUu9tralion», Handaome Chth, Crown 8vo, Price 78, Sd, 

KNOW YOUR OWN SHIP. 

By THOMAS WALTON, Naval Abchitkct. 

Specially arranged to suit the requirements of Ships' Officers, Shipowners 
Superintendents, Draughtsmen, Engineers, and Others, 

Thia work explains, in a simple manner, such important subjects as :— Displacement. 
—Deadweight.— Tonnage.— Freeboard.— Moments.— Buoyancy.— Strain.— Structure. — 
Stability.— Boiling.— Ballasthig.— Loading.— Shifting Cargoes.— Admission of Water.— 
Sail Area.— ^^ 

"The little book will be found bxcbbdinolt handt by most officers and officials connected 
with shipping- • * • Mr. Walton's work will obtain lastiho snccsss, because iMT its unique 
fltness for those for whom it has been written."— i8Aii>f)iii9 World. 

BY THB SAMB AUTHOR, 

Steel SMps: Their Gonstniction and Maintenance. 

(See page 38.) 

Fifteenth Edition, Thoroughly Revised, OreaUy Enlarged^ and Reset 
ThroughotU. Large 8vo, Cloth, pp, i-xxiy+708. With 280 Illugtra- 
tions, reduced from Working Drawings^ and 8 Plates, :- 21«. net, 

A MANUAL OF 

MARINE ENGINEERING: 

COMPRISING THE DESIGNING, CONSTRUCTION, AND 
WORKING OF MARINE MACHINERY. 

By A.E. SEATON, M.LaE., M.LMeeh.E., M.I.N.A. 

General Contents. — Pabt I. — Principles of Mftrine Propulsion. 
Pabt II. — Principles of Steam En^eenng. Pabt III. — Details of 
Marine Engines : Design and Calculations for Cylinders, Pistons, ValveS) 
Expansion Valves, &c. Part IV.— Propellers. Part V. — Boilers. 
Part VI. — ^Miscellaneous. 

"The Student, Draughtsman, and Exisnneer will find this work the most taluable 
Handbook of Reference on the Marine Enirine now in exiatenoe."— IfoHflM Eufftnmr, 

Eighth Edition, Thoroughly Revised. Pooket-Size, Leather. 8s. 6d. 
A POCKEST-BOOE OF 

MARINE ENGINEERING RULES AND TABLES, 

FOR THE TT8E OF 

Marine Engineers, Naval Architects, Desijrners, Draughtsmen. 
Superini;endents and Others. 

By A. R SEATON, M.I.O.E., M.I.Mech.R, M.I.N.A., 

AND 

H. M. ROUNTHWAITB, M.LMech.E., M.I.N.A. 

"Admikably fulfils its purpose.**— ilfarmr Engitutr, 

mxm-. CHARLES GRIFFIN « CO., UMITED, EXETER STREET. STRAND. 
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ENGINEERING AND MEOHANIOS. 45 

WORKS BT PROF. ROBERT H. SMITH, Assoe.M.LaE., 

M.LM.E., M.L£LE.; M.LMln.E., Whit Soh., M.OrcLMei]L 



THE CALCULUS FOR ENGINEERS 
AND PHYSICISTS, 

Applied to Teehnieal Problems. 

WITH XXTEN8IVE 

CLASSIFIED BEFEBENCE LIST OF INTEGRALS. 
By PROF. ROBERT H. SMITH. 

ASSISTED BY 

R P. MUIRHEAD, M.A., B.Sa, 

Formerly Olark FeUow of Glasgow University, and Lecturer on Mathematics at 
Mason College. 

In Crown Svo, extray with Dictgrama and Folding- Plate, 8s. 6cL 

" Psor. B. H. Smith's book will be serviceable in rendering a hard road as sast as pkactio- 
ABU for the non-mathematical Student and Engineer."— ^fAemeiMn. 

*' Interesting diagrams, with practical illustrations of actual occurrence, are to be found here 
In abundance. Thb vbbt cohplbtb clabsifibd bbvbbsncb tablb will prove veiy useftil in 
saving the time of those who want an integral in a hiirry."— Tfte Engineer. 



MEASUREMENT CONVERSIONS 

(English and French) : 
28 GRAPHIC TABLES OR DIAGRAMS. 

Showing at a glance the Mutual CJonyebsion of Measuskmsnts 

in BiFFEBBNT UnITS 

Of Lexigths, Areas, Volumes, Weights, Stresses, Densities, Quantities 

of Work, Horse Powers, Temperatures, Ac. 

for the use of Engineers, Surueyors, ArcMteeta, and Contraetora, 

In 4to, Boards, 7b. 6d. 



*»* Prof. Smith's Conyersion-Tablbs form the most mdqne and com- 
prehensive collection ever placed before the profession. By their use much 
time and labour will be saved, and the clumces of error in calculation 
diminished. It is believed that henceforth no Engineer's Office will be 
oonsidered complete without them. 

•• The work is nrvAwrABLB."— CoM««r» Chuurdian. 

** Ought to be in bvbbt office where even occasional conversions are required. . . . ProL 
Smith's Tablbs form very bxcbllbbt chbckb on results."— JRectricat Beview. 

"Prof. Smith deserves the hearty thanks, not only of the Eboinbbb, but of the Commbboial 
WoBLB, for having smoothed the way for the adoftioh of the Mbtbic Ststbm of MBAsuBBmn, 
% subject which is now assuming great Importance as a factor in maintaining our hold upon 
tOBBlOH fBADB."— T%« MaoMnery Market. 
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46 0HARLB8 QRIFFIN <fe 00.*8 PUBLICATIONS. 

Second Edition. In Large 8yo. Handsome Cloth. 16s. 

CHEMISTRY FOR ENGINEERS. 

BERTRAM BLOUNT, and - A. G. BLOXAM, 

, ^ F.I.C.. F.C.8., A.LO.E., F.LO., F.C.8., 

Gonanlting Ohemlst to the Grown Agents for Gonsnlting Chemist, Head of the Chemistry 

the Colonies. DeiMOtment, Goldsmiths' Inst., 

New Cross. 

GBHBBAL CONTBHTS.~Introduetlon— Ohemistry of the Chief Material* 
of Oonetractlon— Sources of Energy— Chemistry of Steam-raising— -Chemis- 
try of Lubrication and Lubricants— Metallurgical Processes used in the 
Winning and Manufacture of Metals. 

**The authors haye buocbedbd beyond all expectation, and have produced a work which 
should idTe FBB8H POWBB to the Engineer and Mano&ctnrer."— 77k< Timu. 
w ^!'^JIf^'^^^ THBonoHouv ... an admibabu tbxt-book* nseftd not only to Students^ 
bat to Bnoirbbbs and Mar aobbs or wobks in pbbtbhtiho wastb and impbotiho pbocbssbs."^ 
fieotemon. 



For Oompanion Volume by the same Authors, see " Chbmistet 
FOR Manufacturers,^' p. 71 General Oatalogtte, 

Pocket Size, Leather Limp, with Gilt Edges and Rounded Comers, printed on Special 
Thin Paper, with Illustrations, pp. i-xii + 834. Price Ids. net. 

(THE NEW " NYSTROM ") 

THE MECHANICAL ENGINEER'S REFERENCE BOOK 

A Handbook of Tables, Formvlaa and Methods for Engineers, 
Stiidrnts and Draughtsmen, 

By henry HARRISON SUPLEE, B.Sc, M.E. 

Tables, Formulas, and Reference Data for Mechanical Engineers, comprising machine- 
design and information relating to the drawing of&ce and the designing department;, 
ntended as a successor to the well-known Pocket-Book written many years ago by the 
late John W. Nystrom.— Ptt6/«^i«r«' Note, 



Works by WALTER R. BROWNE, M.A., M.InslG.E., 

Late Fellow of Trinity Collie, Cambridge. 

THE STUDENT'S MECHANICS: 

- An IntFoduetloii to the Study of Force and Motion. 

With Diagrams. Crown 8yo. Cloth, 4s. 6d. 

" Qear in style and practical in method, 'Thb Studbnt's Mbchanics' is cordiaUy to b» 
recommoided firun all points of yiiem,**—Atfufuntm, 



FOUNDATIONS OF MECHANICS. 

Papers reprinted from the Engineer, In Crown 8yo, is. 
Demy 8vo, with Numerous iliustraticms, 9s. 

FUEL AND WATER: 

A Manual for XJsers of Steam and Water. 
By Prof. FRANZ SCHWACKHOFER of Vienna, and 

WALTER R. BROWNE, M.A., CE. 
Gbnbkal Contents.— Heat and Combustion— Fuel, Varieties of— Firing Arrange- 
ments: Furnace, FluesL Chimney— The Boiler, Choice of— Varieties— Feed-water 
Heaters— Steam Pipes— Water : Composition, Purification— Prevention of Scale, &c., &c» 
"The Section on Heat is one of the best and most ludd ever written."— iB*^m#*r. 
" Cannot fiul to be vahiaUe to thousands using steam igawtx, "^Railway Engi$utr. 

LONDON: CHARLES GRIFFIN i CO., LIMITED. EXETER STREET, STRAND, 
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CHEMISTRY AND TECHNOLOOT. \r 

Second Edition, Revised and Enlarged. 

With Tables, Illustrations in the Text, and 37 Lithographic Plates. Medium 

Svo. Handsome Cloth. 30s. 

SEWAGE DISPOSAL WORKS s 

A Guide to the Construetion of Works for the Preventioii of the 

Polliition by Sewage of Rivers and Estuaries. 

By W. SANTO CRIMP, M.Inst.C.E., F.G.S., 

Late Assistant-Engineer, London County CoundL 
" Probably the most complbtb and rsst trbatisb on the subject which has appeared 
in our \xDfcaafs^,*—Edmbureh Medical Journal, 



Beautifully Illustrated, with Nwmerous Plates, Diagrams, and 
Figures in the Text, 21s. net, 

TRADES' WASTE: 

ITS TREATMENT AND UTILISATION. 

A Handbook fop Borough Engineers, Surveyors, Arehiteets, and Analysts. 
By W. NAYLOR, F.O.S., A.M.Inst.C.E., 

Chief Inspector of Bivers, Bibble Joint Cioinmittee. 

CONTENTS.~I. Introduction.— II. Chemical Engineering.— III.— Wool De-greasing 
and Grease Becoyery.—IY. Textile Industries; Calico Bleaching and Dyeing.— Y. Dyeing 
and Cali co-Pri nting.— YI. Tanning and FeUmongery.— YII. Brewery and Distillery 
Waste.— Ym. Paper Mill Befuse.— IX. General Trades' Waste.— Index. 

** There is probably no person in England to-day better fitted to deal rationally with 
■uoh a subject."— ^rttuA Sanitarian. 

*^ The work is thoroughly practical, and will serre as a handbook in the future for thosf 
who have to encounter the problems discussed.*'— (7A<fntca2 Trade Journal. 



Now Ready. In Handsome Cloth. With 59 Illustrations. 68. net. 

SMOKE iLBATElMCENT. 

A Manual for the Use of Manufacturers, Insoectors, Medical Officers of 
Health, Engineers, and Others, 

By WILLIAM NICHOLSON, 

Chief Smoke Inspector to the Sheffield Corporation. 
Contents.— Introduction. — General Legislation against the Smoke Nuisance.— 
Local Legislation.— Foreign Laws,— Smoke Abatement.— Smoke from Boilers, Furnaces, 
and £ilu8. — Private Dwelling-House Smoke. — Chimneys and their Construction. — 
Smoke Preventers and Fuel Savers. — Waste Gases from Metallurgical Furnaces. — 
Summary and Conclusions.— Index. 

"The production of an expert. Should command the attention of all interested in the 
subject." — County and Municipal Record. 



Second Edition. In Medium 8vo. Thoroughly Revised and Re- Written. 

15s. neL 

CALCAREOUS CEMENTS: 

THEIR NATURE, PREPARATION, AND USES. 
By gilbert R. REDGRAVE, Assoc. Inst. C.E., 

Assistant Secretary for Technology, Board of Education, South Kensington, 

And CHARLES SPACKMAN, F.C.S. 

** iMTaLUABLB to the student, Architect, and EngtoMir.'"^ Building Hews. 

** Will be useful to all interested in the mahdvaotubx, usb, and nsriNO of Oements."— 



LONDON: CHARLES GRIFFIN & CO., LIMITED, EXETER STREET. STfiAND. 

uigiiizea by V^jOOQ IC 



48 0HARLB8 GRIFFIN Ji OO.'S PUBLICATIONS. 

ELECTRICAL ENGINEERING. 

^Second Edition, Revised, In Large %vo. Handsome Chth. Profusely 
Illustrated with Plates^ Diagrams^ and Figures, 24s, net, 

CENTRAL ELECTRICAL STATIONS: 

Their Design, Orsranisation, and Management. 

«Y CHAS. H. WORDINGHAM, A.K.C., M.Inst.C.E., M.Inst.Mech.E., 

Late Memb. of Council InstE.E., and Electrical Engineer to the Qtjr of Manchester ; 

Electrical Engineer-in-Chief to the Admiralty. 

ABRIDGED CONTENTS. 

Introductory.— Central Stadon Work as a Profession.— As an Investment — The Estah- 
Dlishment of a Central Station — Systems of Supply. — Site.— Architecture.— Plant. — Boilers — 
Systems of Draught and Waste Heat Economy. — Coal Handling, Weighing, and Storing.— 
The Transmission of Steam. — G^ierators. — Condensing Appliances. — Switching GeaL 
Instruments, and Connections. — Distributing Mains. — Insulation, Resistance, and Cost. — 
Distributing Networks. — Service Mains and Feeders- — Testing Mains. — Meters and 
Appliances. — Standardising and Testing Laboratory. — Secondary Batteries. — Street Light- 
ing. — Cost — General Organisation — Mains DepGurtment. — In.stallation Department — 
Standardising Department — Drawing Office. — Clerical Department — The Consumer. — 
4loutine and MainjLaying. — Indbx. 

*' One of the most valuable contributions to Central Station literature we have had 
4at some time"— Eltctricity. 



In Large 8vo. Handsome Cloth. Profusely Illustrated. 12s. 6d. ne •. 

ELECTRICITY CONTROL. 

A Tpeatise on Eleetrie Switchgeap and Systems of ElectHc Tpansmission. 
By LEONARD ANDREWS, 

Associate Membei of the Institution of Civil Engineers, Member of the Institution of 
Electrical Engineers, &c 

General Principles of Switchgear Design.— Constructional Details.— Circuit Breakers or 
Arc Interrupting Devices. — Automatically Operated Circuit- Breakers. — Alternating Reverse 
Current Devices. — Arrangement of 'Bus Bars, and Apparatus for Parallel Running.— 
General Arrangement of Controlling Apparatus for High Tension Systems. — General 
Arrangement of Controlling Apparatus for Low Tension Systems. — Examples of Complete 
Installations. — Long Distance Transmission Schemes. 

'* Not often does the specialist have presented to him so satisfactory a book as this. . . . 
We recommend it without hesitation to Central Station Engineers, and, in fact, to anyone 
interested in the subject" — Power, 



Seventeenth Edition, Thoroughly Revised and Enlarged. 8s. 6d. 

A POCKET-BOOK 

OF 

ELECTRICAL RULES & TABLES 

FOR THE USB OP ELECTRICIANS AND ENGINEERS. 

By JOHN MUNRO, C.E., & Prop. JAMIESON, M.Inst.C.E., F.R.S.B. 
With Numerous Diagrams. Pocket Size. Leather, Ss. 6d. 

GENERAL CONTENTS. 

Units of Measurement — Measures. — Testing. — Conductors. — Dielectrics. — Submarine 
•Cables. — Telegraphy. — Electro-Chemistry. — Electro-Metallurgy. — Batteries. — D3n3a]nosand 
Motors. — Transformers. — Electric Lighting. — Miscellaneous. — Logarithms. — Appendices. 

*' WoNDBKFULLY PxRFBCT. . . . Worthy of the highest commendation we can 
Cive it,"— EUctrictan. 

"The Stbrling Valub of Messrs. Munro and jAMiBSOH'i Pockbt-Book.**— 
EJtctrical Rtvuw. 

LONDON : CHARLES GRIFFIN & CO., LIMITED. EXETER STREET, STRAND. 
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ELECTRICAL ENGINEEEING. 49. 

At Press. In Handsome Cloth. Profusely Illustrated. 

WIRELESS TELEGRAPHY. 

BY 

Dr. GUSTAVE EICHHORN. 

Contents. — Oscillations. — Closed Oscillation- Systems. — Open Oscillation 
Systems.— Coupled Systems. — The Coupling Compensating the Aerial Wire. — 
The Receiver. — Comparative Measurement in the Sender. — Theoretical Results 
and Calculations in respect of Sender and Receiver. — Closely -Coupled Sender 
and Receiver. — Loose-Coupled Sender and Receiver. — Principal Formulae. — 
The Ondameter. — Working a Wireless Telegraph Station. — Modem Apparatus^ 
and Methods of Working. — Conclusion. — Bibliography. — Index. 



At Press. In Large Svo, Handsome- Cloth. Very Fully Illustrated. 

ELECTRICITY METERS. 

BY 

HENRY G. SOLOMON, A.M.I.E.E. 

Contents. — Introductory. — General Principles of Continuous - Current 
Meters. — Continuous-Current Quantity Meters.— Continuous-Energy Motor 
Meters. — Different Types. — Special Purposes, *.e., Battery Meters, Switchboard 
Meters, Tramcar Meters. — General Principles of Single- and Polyphase Induc- 
tion Meters.— Single -phase Induction Meters. — Polyphase Meters. — Tariff 
Systems. -^Prepayment Meters. — Tariff and Hour Meters.— Some Mechanical. 
Features in Meter Design. — Testing Meters. — Index. 



ELECTRIC SMELTING AND REFINING. 

By Dr. W. BORCHERS and W. G. McMILLAN. 
Second Edition, Revised and Enlarged. 21s. net. 



ELECTRO-METALLURGY, A Treatise on. 

By WALTER G. McMILLAN, F.LC, F.C.S. 
Second Edition, Revised and in Part Re- Written. 10s. 6d. 



ELECTRICAL PRACTICE IN COLLIERIES. 

By D. burns, M.E., M.Inst.M.E. 
(See page 58 General Catalogue.) 



GRIFFIN'S ELECTRICAL PRICE-BOOK. 

Edited by H. J. DOWSING. 
(See page 31.) 

LONDON: CHARLES 6RIFFIM *C0., LIMITED, EXETER STREET, STRAND. 
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50 CHARLES GRIFFIN A 00.*8 PUBLIC A TION8. 

Third Edition, Revised, Enlai^ed, and Re-issued. Price 6s. net 

A SHORT MANUAL OF 

INORGANIC CHEMISTRY. 

BY 

A. DUPRE, Ph.D., F.R.S., 



WILSON HAKE, Ph.D., F.I.O., F.C.S., 

Of the Westminster Hospital Medical School 

** A well-written, clear and accurate Elementary Manual of Inorganic Chemistry. . . .. 
We agree heartily witk the system adopted by Drs. Dupr^ and Hake. Will makb Expbxi- 
MBNTAL Work trbbly intbrbsting bbcausb WTBi.iAGiBLWu^SaiMrday Rtvuw. 

"There is no question that, given the pbrfbct grounding of the Student in his Science, 
the remainder comes afterwards to him in a manner much more simple and easily acquired. 
The wiMrfc is an kxamplb op thb advantagbs of thb Systbmatic Trbatmbnt of a 
Science over the fragmentarv style so generally followed. Bv a long way thb bbst of the 
•mall Manuals for Students. — Analyst, 



LABORATORY HANDBOOKS BT A. HUMBOLDT SEXTON, 

Professor of Metallargy in the Glasgow and West of Scotland Teohnical College. 



OUTLINES OF QUANTITATIVE ANALYSIS. 

FOR THB USB OF ST^UDBNTS. 

With ninstrations. Fourth Edition. Grown Svo, Cloth, 3b. 

** A ooMPACT LABORATORY GUIDE foT beginners was wanted, and the want has 
<been wbll supplibd. ... A good and nsefol hoo^** ^Laiicel, 



OUTLINES OF QUALITATIVE ANALYSIS. 

FOR THB USB OF STUDBNTS. 

With ninstrations. Fourth Edition, Revised. Crown Svo, Cloth, 3b. 6d. 

'* The work of a thoroughly practical chemist." — British Medical Journal, 
** Gompiled with great care, and will sapply a want. ''— Journal of Bdixatian, 



ELEMENTARY METALLURGY: 

Including the Author's Practical Laboratory Course. With many 
Illustrations. [See p. 66 Oeneral OatcUogue. 

Thibd Edition, Revised. Crown 8vo. Cloth, 6s. 
'* Just the kind of work for students commencing the study of metallurgy. **— 
Practieal Engineer, 

CONDON : CHARLES GRIFFIN A CO., LIMITED, EXETER STREET. STRAND. 
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CHEMISTRY AND TBOHNOLOQT. 



GrHFIn's Chemical and Technological Publlcatlcns. 



Inorgranie Chemlstiy, 
Quantitative Analysis, . 
Qualitative ,, 

€heniistFy for Engpineers, 

,, 9, Hanufaeturers, 
Foods, Analysis of, . 
Poisons, Detection of. 
Tables for Chemists, 
Dairy Chemistry, 
Dairy Analysis, . 

Milk 

Flesh Foods, 
Praetieal Sanitation, 
Sanitary Engineering, 
Teehnical Mycology, 
Ferments, . 

Toxine and Anti-Toxine, 
Brewing, . 

Bacteriology of Brewing, 
Sewage Disposal, 
Trades' Waste, . 
Smoke Abatement, . 
Paper Technology, . 
Cements, 
Water Supply, . 
Road Making, . 
Gas Manufacture, 
Acetylene, . 
Fire Risks, 
Petroleum, 

(Handbook), 

Ink Manufacture, 
<jlue, Gelatine, &a, . 
Oils, Soaps, Candles, 
Lubrication & Lubricants, 
India Rubber, . 
Painters' Colours, Oils, &c.. 
Painters' Laboratory Guide, 
Painting and Decorating, 
Dyeing, 

Dictionary of Dyes, 
The Synthetic Dyestuffs, 
Spinning, . 
Textile Printing, 
Textile Fibres of Commerce, 
Dyeing and Cleaning, 
Bleaching, Calico- Printing, 



Props. DuprA and Hakk, 
Prop. Humboldt Sexton, 
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